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FOREWORD 


The  research  reported  here  and  In  six  preceding  semi-annual  reports 
is  the  result  of  a  three-year  effort  at  a  modest  level  of  funding  ($138,217 
total  for  3  years)  on  the  "Molecular  Design  and  Synthesis  of  New  Noncrystal- 
line  Solids".  The  principal  investigators  were  Rustum  Roy,  Evan  Pugh  Pro¬ 
fessor  of  the  Solid  State  and  Russell  Messier,  Senior  Research  Associate. 

They  were  assisted  by  three  graduate  students,  Pamela  Kistler,  Ronnen  Roy, 
and  Ajay  Bholagir.  The  latter  student  (Ajay  Bholagir)  received  only  research 
support  with  his  financial  support  coming  from  a  Governemnt  of  India  Fellow¬ 
ship.  Other  scientific  personnel  who  contributed  to  this  research  effort 
included  Visiting  Professor  G.  P.  Srlvastava  (on  sabbatical  for  6  months). 

Dr.  L.  A.  Marusak,  Dr.  S.  V.  Krishnaswamy ,  Professor  T.  T.  Tsong,  Mr.  S.  B.  Mc- 
Lane,  Professor  J.  M.  Cowley  (Arizona  State  University),  and  Professor  D.  J.  Barber 
(University  of  Essex) . 


INTRODUCTION 


While  in  actual  fact  a  large  proportion  of  the  solid  matter  on  the 
surface  of  the  earth  is  noncrystalline  (by  the  conventional  definitions  of 
not  coherently  diffracting  x-rays  to  Bragg  maxima) ,  yet  the  typical  materials' 
scientist  is  trained  to  think  that  "glasses",  the  prototype  noncrystalline 
solid  (NCS) ,  represent  an  esoteric  small  class  of  specialized  materials.  This 
is  of  course  untrue.  A  very  high  proportion  of  biologically  generated  solids 
are  NCS.  Much  of  the  mineral  weathering  product  on  the  surface  of  the  earth 
is  also  NC,  despite  the  misleading  impression  gained  by  running  a  powder  pattern 
(of  the  mixture  of  noncrystalline  and  crystalline  matter).  Among  man-made 
products,  the  tonnages  of  set  concrete,  low  grade  ceramic  ware,  most  polymers 
and  glass  loom  very  large  in  the  total  of  manufactured  solids,  and  a  good 
fraction  of  these  solids  is  NC.  Yet  the  scientific  attention  received  so  far, 
by  the  noncrystalline  branch  of  the  solid  state,  is  very  small. 

There  are  two  major  reasons  for  this  excessive  concentration  on  the 
crystalline  state.  First,  an  era  of  modern  solid  state  technology  was  based  on 
the  tractable  theories  of  periodic  arrangements  of  atoms.  Diffraction  theory, 
Kramers-Kronig,  and  semiconductor  physics  and  dislocation  mechanics,  v/ere  all 
fine  fruits  of  this  model  for  (at  least  part  of)  nature.  Second,  it  was  true 
till  1960  that,  of  all  the  usual  combinations  of  elements  that  one  could  assemble, 
only  a  very  few  could  be  made  to  yield  noncrystalline  phases  with  the  experimental 
tools  then  available.  Thus  was  bom  the  false  dichotomy  between  the  supposedly 
important  majority;  interesting,  simple  (most  metals  and  monatomic  solids)  and 
crystalline  and  the  tiny  minority  of  solids:  "the  glassformers"  (silicates, 
phosphases,  borates,  germanates  and  a  few  oddities  like  chalcogenldes  of  metalloids). 
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Since  1960  when  this  picture  held,  both  the  reasons  enumerated  have  become 
invalid.  Solid  state  physics  has  mined  out  the  periodic  lattice  and  armed  with 
contemporary  computer  power  is  looking  for  new  worlds  to  conquer.  Moreover,  as 
solid  state  chemists  started  to  catch  up  to  their  physicist  colleagues,  the  range 
of  noncrystalline  solids  has  began  to  expend  tremendously.  First,  of  course,  as 
polymers  became  a  more  visible  reality  in  materials  science,  it  was  clear  that  a 
very  high  percentage  of  useful  man-made  solid  matter  was  noncrystalline.  Next 
the  technological  success  of  the  pyroceram  process  showed  the  intimate  connection 
between  the  two  states.  Then,  in  the  early  sixties  in  a  masterstroke  of  seren¬ 
dipitous  scientific  sociology,  Mr.  Sanford  Ovshinsky  engaged  as  his  consultants 
a  remarkable  array  of  theoretical  solid  physicists.  Ovshinsky 's  company  (Energy 
Conversion  Devices)  was  trying  to  exploit  the  electronic  switching  effects  in 
glassy  and  truly  noncrystalline  chalcogenide  semiconductors.  Largely  because  of 
the  interest  of  theorists,  who  could  hardly  have  been  expected  to  make  this 
marginal  technology  of  NC-solid  state  electronics  succeed,  the  science  of  NC 
solids  gained  an  enormous  boost.  At  the  same  time,  in  a  little  noticed  series 
of  papers.  Prof.  Pol  Duwez^^^  at  Cal  Tech  had  devised  a  technique  for  rapid 
quenching  of  metal  samples  some  thousand  times  faster  than  anything  theretofore 
attained.  With  it  he  was  able  to  make  true  noncrystalline  glasses  out  of  some 
rather  special  alloy  compositions.  If  even  metals  could  thus  be  made  noncrystal¬ 
line,  and  theoreticians  were  Interested,  it  is  clear  that  the  world  of  materials 
science  was  at  the  beginning  of  a  major  new  opening  towards  the  noncrystalline 
state. 

Simultaneously  with  the  emerging  interest  in  glass  formation  in  novel 
compositions,  and  the  discovery  of  splat-cooling,  the  new  technology  of  forming 
solids  via  the  vapor  phase  by  sputtering  was  being  re-developed.  Again,  most  of 
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the  work  was  done  metals  and  semiconductors.  However,  due  to  the  importance 
of  Si02  (and  Si^N^)  in  integrated  circuitry  considerable  work  was  done  in  these 
systems.  This  work  obviously  highly  restricted  with  respect  to  composition,  is 
also  typically  not  very  detailed  on  chemical  and  structural  characterization. 

Noncrystalline  solids  are  metastable  phases.  Sputtering  gives  us  a  simple 
method  to  increase  the  probability  of  metastable  phase  formation  (eg. ,  because  of 
the  high  quenching  rate)  and  retention  (because  of  the  low  substrate  temperature) . 
Moreover,  control  of  the  sputtering  process  allows  extremely  fine  tuning  of 
the  degree  of  structural  order  in  the  sputtered  films.  The  rationale  for  a 
systematic  study  of  metastable  (especially  noncrystalline  thin  films  synthesis 
by  rf-sputtaring  therefore  becomes  obvious. 

Materials  prepared  by  the  vapor-to-solid  route  are  generally  metastable, 

non-equilibrium,  solids.  The  main  reasons  for  this  metastability  are:  the  high 

rate  of  quenching  (HO^^oC/sec)  •>  the  relatively  low  T/T  's  (where  T  =  temperature 

m 

of  film  during  preparation  and  T^  *  melting  point  of  the  final  film  composition, 
°K)  during  thin  film  vapor  deposition;  and  the  high  solid  solubility  of  normally 
Insoluble  elements  and  compounds  which  results  from  both  the  atora-by-atom  nature 
of  the  condensation  process  and  the  high  quench  rate  of  these  metastable  assem- 
bladges.  The  fundamental  difference  between  vapor  deposited  solids  and  those 
prepared  from  either  the  liquid  or  solid  phase  rests  in  the  ability  to  modify 
the  growing  film  by  altering  its  surface  reactions  and  kinetics  through  vapor 
species,  gaseous  impurities,  surface  temperature,  and  bombardment  (ions,  neutrals, 
electrons)  processes. 

The  exact  nature  of  the  metastability  in  thin  films  can  be  related  to 
both  their  crystal  structure  and  physical  structure.  The  physical  structural 
features  common  to  both  crystalline  and  noncrystalline  thin  films  prepared  at 


T/.T^  ^0.7  arc  anisotropic,  columnar  structures  with  low-density  regions 
(commonly  called  voids)  surrounding  them.  The  crystal  structure  is  primarily 
that  of  the  columns  and  must  consider  intermediate-range  ordering  (clustering  of 
atoms  and  smaller  clusters)  as  well  as  short-  and  long-range  ordering  for  a 
complete  understanding  of  its  contribution  to  metastability.  The  physical 
structure  component  of  a  (single-phase)  thin  film's  metastability  is  primarily 
that  of  the  intercolumnar ,  void  network  regions  in  which  both  the  chemistry 
and  structure  are  radically  different  from  the  columnar  rsgions.  For  multi¬ 
phase  films  (eg.,  fine  crystals  in  a  noncrystalline  matrix  phase)  the  energy  stored 
at  the  phase  boundaries  may  also  be  an  important  contribution  to  the  overall  film 
metastability. 

Until  recently  the  void  contribution  to  thin  film  material  metastability 

has  not  been  considered.  For  that  matter  even  intermediate-range  ordering 

effects  (such  as  the  energy  stored  in  the  structure  and  at  the  boundaries  of 

a  20-IOOR  metastable  crystallite)  have  hardly  been  studied.  As  we  and  others 

are  now  begining  to  show,  the  amount  of  energy  stored  at  these  void  surfaces 

can  be  the  predominant  contribution  to  film  metastability  and  is  reflected  in 

(2-4) 

unusual  properties  of  thin  films  such  as  explosive  crystallization  ,  aniso¬ 
tropic  etching  behavior interdiffusion fast  ion  conduction 
perpendicular  magnetic  anisotropy high-voltage  photovoltaic  effect^^^^ 


and  variable  optical  properties 


(12) 


SUMMARY  OF  RESEARCH 


The  general  objective  of  our  research  on  "Molecular  Design  and 
Synthesis  of  New  Noncrystalline  Solids"  is  to  prepare  and  characterize  novel 
noncrystalline  thin  film  materials  over  a  broad  range  of  materials'  classes 
in  order  to  gain  a  better  understanding  of  noncrystalline  solid  (NCS)  formation 
and  to  provide  a  scdcntific  basis  for  follow-up  work  on  such  new  materials 
that  indicate  a  potential  technological  application.  The  primary  preparatioti 
method  that  has  been  used  is  rf-sputtering  since  we  have  shown  that  it  affords 
us  the  widest  latitude  in  terms  of  compositions  and  kinetics  for  retention 
of  noncrystalline  solid  films.  Although  considerable  effort  was  put  into  pre¬ 
paring  CdTe  by  fused-salt  solutions,  only  crystalline  films  would  be  prepared. 
Our  limited  experience  with  this  technique  indicated  that  such  a  technique  is 
both  complex  and  limited  in  the  extent  to  which  film  metastability  could  be 
varied.  Thus,  no  positive  results  with  respect  to  the  contract  objectives 
were  achieved.  This  work  is  being  written  up  as  a  Masters  Thesis. 

The  research  effort  over  the  last  three  years  has  resulted  in  four 
papers  published  (Ap,.'endicies  A,  B,  C,  D) ,  two  papers  submitted  for  publication 
(Appendlcies  E  and  F) ,  and  at  least  three  more  possible  papers  in  which  the 
research  is  nearly  complete  (Appendicles  G,  H,  I). 

As  seen  in  these  appendlcies  and  as  described  in  some  detail  in  the 
semi-annual  reports,  we  have  prepared  NCS  films  covering  a  wide  range  of 
materials:  insulators  (nickel,  iron  and  tungsten  oxides;  various  polymers), 
metals  (Mg-Zn  alloys),  and  semiconductors  (a  number  of  metal-borides;  cermet 
films  like  alumina-metal  and  polymer  metal;  CdTe;  Si;  Ge) .  In  addition  to  this 
exploratory  preparation  work,  we  have  invcoCij ai.ed  in  detail  the  structure  and 
bonding  in  a  number  of  these  materials.  For  understanding  the  short  range  order 
bonding  characteristics  we  have  used  both  Mossbauer  and  magnetic  studies 
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(Appendix  A)  and  Raman  spectroscopy  (Appendix  B) .  Also  using  conventional  TEM 
(Appendicies  D  and  I) ,  high  resolution  STEM  (Appendicies  D  and  E) ,  and  atom 
probe  field  ion  microscopy  (Appendicies  C  and  I)  we  have  studied  the  structure 
of  noncrystalline  films  at  the  atomic  level.  Such  nanostructural  studies  along 
with  microstructural  studies  (Appendix  H),  primarily  using,  scanning  electron 
microscopy  are  now  allowing  us  to  develop  a  general  structural  model  for 
vapor-deposited  noncrystalline  thin  film  materials,  which  is  distinctly  dif¬ 
ferent  from  the  structure  of  conventional  glasses  (liquid-to-solid  transforma¬ 
tion)  . 

Due  to  the  high  energy  quenching  rate  of  vapor-to-solid  transformation 
processes,  such  as  rf-sputtering  used  extensively  in  this  study,  noncrystalline 
thin  films  can  be  prepared  over  a  much  wider  composition  range  than  conventional 
glasses.  This  leads  to  low  surface  and  bulk  mobility  of  the  depositing  atoms 
which,  in  turn,  leads  to  a  highly  anisotropic,  columnar  structure  with  the 
columns  aligned  in  the  direction  of  the  depositing  vapor  species.  Such  columns 
are  '''10-20nm  in  diameter  and  are  as  long  as  the  film  thickness.  Depending  upon 
preparation  conditions  these  nano-columns  cluster  such  that  '''100-200nm  diameter 
micro-columns,  consisting  of  a  bundle  of  nano-columns,  are  created.  Again, 
depending  upon  preparation  condition,  these  microcolumns  can  cluster  into  macro¬ 
columns  ('''1000-10,000nm  diameter).  For  all  three  types  of  columns,  low-density 
regions  (usually  called  by  the  misnomer  "voids")  surround  the  columns.  It  is 
in  these  low  density  (highly  defective,  high  free  energy  state)  regions  where  it 
is  found  that  many  of  the  anomalous  properties  of  noncrystalline  thin  films 
originate  and  are  controlled. 

The  model  of  the  physical  structure  of  a  noncrystalline  thin  film  is 
the  composite  result  of  all  the  various  studies  described  above.  In  particular, 
our  work  on  noncrystalline  WO^  thin  films  (Appendicies  H  and  I)  is  central  to 
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this  model.  In  this  work  we  have  studied  the  nano-structure  by  FIM  and  TEM 

(using  phase-contract  focusing  techniques) ,  and  micro-  and  macro-structure  by 

SEM,  and  its  structure  related  properties  (superionic  conductivity-electro- 

chromic  behavior)  as  a  function  of  preparation  conditions.  This  work  is 

sufficiently  far  along  that  we  can  conclusively  say  that  the  ionic  (hydrogen) 

conduction  path  is  not  a  uniform  structural  effect  but  occurs  along  the  low- 

density,  anisotropic  void  networks  which  are  present  in  these  materials.  This 

mechanism  has  not  yet  been  suggested  for  this  important  class  of  materials, 

which  find  applications  in  batteries,  electrochromlc  displays,  etc.  The 

significance  of  this  mechanism  should  be  great.  It  should  be  mentioned  that 
(9) 

Green  has  suggested  an  analogous  mechanism  which,  however,  is  based  on 
polycrystalline  grain  boundaries  which  are  distinctly  different  from  voids. 

This  low  mobility  in  vapor-to-solid  processes  also  leads  to  the 
formation  of  very  fine  (l-5nm)  crystallites  in  films  which  appear  noncrystalline 
by  x-ray  diffraction  but  are,  in  fact,  microcrystalline,  albeit  highly 
metastable,  thin  films.  This  fine  dispersion  of  microcrystalline  metals  in 
a  noncrystalline  matrix  phase  have  been  prepared  and  investigated  in  three 
different  materials:  alumina-Au  and  polymer^Au  composite  film  experiments 
(Appendicies  D  and  E)  and  Mg-Zn  work  (Appendix  F)  have  been  completed  while  the 
remaining  polymer  and  polymer-metal  work  (Appendix  G)  is  in  the  final  stages. 
Extensive  characterization  tests  (compositions  analysis,  ac-  and  dc-conductivity 
versus  temperature  and  frequency,  TEM)  on  the  polymer-metal  films  are  nearly 
complete.  The  Mg-Zn  results  show  that  completely  noncrystalline  films  can 
be  prepared  over  a  much  wider  composition  range  than  rapidly  quenched  liquids. 
Furthermore,  an  even  wider  composition  range  of  fine  crystals  dispersed  in  a 
NC  matrix  is  obtained.  However,  work  on  the  stability  and  structure  of  these 
types  of  materials  is  still  incomplete  though  very  much  needed  for  defining 
the  exact  nature  of  the  metastability  in  these  disordered  composite  materials. 
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Mossbauer  and  magnetic  study  of  rf-sputtered  re203  films 

L  A.  Marusak®  and  R.  Messier 

Materials  Research  Laboratory,  The  Pennsyluania  State  Unioersity,  University  Park,  Pennsylvania  16802 

We  report  Mossbauer  an>^  magnetic  susceptibility  data  as  a  function  of  temperature  for  a  thin  film 
prepared  by  rf-sputtenng  from  an  Fe,04  target  in  an  Oj-Ar  atmosphere.  Powder  X-ray  diffraction  data 
shows  very  broad  bands  at  d  =  2.7,  2.0  and  I.S  A.  The  magnetic  susceptibility  data  as  a  function  of 
temperature  may  be  divided  into  three  regions.  The  low  temperature  region  (T  <  170  K)  shows  a  near 
constant  susceptibility  of  1.5X10**  emu/g.  Between  170  and  225  K  there  is  a  dip  in  the  susceptibility. 

For  T  >  225  K  the  susceptibility  decreases  with  temperature  in  accord  with  the  Cune  Weiss  law.  We  have 
estimated  the  Neel  temperature  to  be  220  K  from  the  peak  in  the  magnetic  susceptibility  and  the  collapse 
of  the  magnetic  hyperfine  splitting  in  the  Mds,sbauer  data.  While  the  film  discussed  in  the  present  paper 
is  amorphous,  we  have  found  that  films  sputtered  at  slightly  higher  power  levels  consist  of  microcrystals 
of  yFcj  O,. 

PACS  numbers:  75.50.Kj,  75.30.Kz,  76.80.  +  y 


I,  INTRODUCTION 


There  have  been  several  magnetic  studies  [1-3] 
of  iron  oxide  thin  films  prepared  by  chemical  vapor 
deposition  (CVD)  or  rf  sputtering.  These  films  have 
consisted  of  crystalline,  microcrystaillne  and 
amorphous  Fe20^.  van  Diepen  and  Popma  [4]  have 
prepared  amorphous  Fe203  by  CVD  techniques  and 
found  that  the  hyperfine  field  follows  a  tempera-' 
cure  dependence  similar  to  the  Brlllouln  function 
for  S  «  1/2,  although  the  hyperfine  field  (470KG) 
at  T  •  5K  is  indicative  of  S  »  5/2.  In  the  above 
mentioned  studies  most  films  could  be  transformed 
to  crystalline  a  or  6-Fe202  through  high  tempera¬ 
ture  annealing. 

In  the  present  study  we  examine  Mossbauer  and 
magnetic  susceptibility  data  as  a  function  of  tem¬ 
perature  for  a  thin  film  prepared  by  rf-sputtcrlng 
using  conditions  described  previously  by  Messier 
and  Roy  [5].  The  unique  feature  of  our  film  is 
that  it  was  prepared  from  an  Fe304  target  in  an 
0,-Ar  atmosphere.  We  have  found  that  the  collapse 
ot  magnetic  hyperfine  splitting  in  the  Mossbauer - 
spectra  at  'v  215K  is  a  consequence  of  exchange 
fluctuations  caused  by  structural  disorder.  The 
large  reduction  in  the  Neel  temperature  is  con¬ 
sistent  with  the  results  reported  in  reference  4 
for  an  amorphous  Fe203  film. 


A  thin  film  (y  lOum  thickness)  was  prepared  by 
rf-sputterlng  from  a  99. 9T  purity  Fe.O^  diameter 
target  at  a  power  level  of  40  watts  in  22uAr  and 
8u  0.  atmosphere  at  a  deposition  rate  of  50A/mlA. 
Mossbauer, magnetic  measurements  and  X-ray  diffrac¬ 
tion  were  performed  on  a  film  which  had  been 
sputtered  onto  a  99.9992  thin  film  aluminum  foil. 
The  substrate  temperature  during  the  sputtering, 
process  was  360K  [5].  Transmission  electron 
microscopy  (TFM)  results  on  films  sputtered  at 
50  watts  and  higher  power  levels  snow  that  thase 
films  consist  of  connected  microcrystals  of  TFe20- 
on  the  order  of  100  A.  From  these  results  we 
have  concluded  that  the  crystallinity  of  the  films 
is  a  sensitive  function  of  rf ■  power  and  substrate 
temperature  (sec  figure  5  in  ref.  5).  Magnetic 


susceptibility  data  was  obtained  using  a  Faraday 
balance  and  an  electromagnet  which  produced  a 
maximum  field  of  8  KOe.  Mossbauer  spectra 
were  collected  in  the  constant  acceleration  mode, 
using  a  18mCi  Co^^  in  rhodium  source  and  a  512 
multichannel  analyzer.  Low  temperature  Mossbauer 
spectra  were  obtained  using  a  Hell-Tran  coldflnger 
manufactured  by  Air  Products  Co.  The  hyperfine 
parameters  were  obtained  from  spectra  using  hand 
calculations.  In  a  later  publication  we  will 
consider  a  distribution  of  hyperfine  fields  in 
fitting  the  Mossbauer  spectra. 


111.  RESULTS  AND  DISCUSSION 

Figure  1  shows  an  X-ray  diffraction  pattern 
of  the  film  used  in  Mossbauer  end  magnetic  sus¬ 
ceptibility  measurements.  The  diffraction  bands 
at  d  'w  2.7  and  2.0A  are  consistent  with  oxygen- 
oxygen  and  iron-oxygen  structural  correlations, 
respectively.  The  diffraction  band  at  d  1.5  A 
may  be  caused  by  iron-iron  structure  correlations. 


Figure  1.  Powder  X-ray  diffraction  pattern  obtained 
using  CuKa  radiation.  Sharp  lines  In 
the  pattern  are  due  to  A1  foil  substrate. 


II.  EXPERIMENTAL 
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One  cannot  rule  out  the  possibility  that  the  ttlm 
discussed  In  the  present  study  also  consists  of 
voids  based  on  the  TKM  results  of  films  sputtered 
at  slightly  higher  power  levels. 

The  temperature  dependence  of  the  magnetic 
susceptibility  of  the  fCj®!  shown  In  Figure 

2.  The  low  temperature  magnetic  susceptibility 
(T < 170K)  shows  a  slight  Increase  In  suscepti¬ 
bility  similar  to  the  temperature  dependence  of 
an  antlferromagnet. 
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Figure  2.  Magnetic  susceptibility  as  a  function  of 
temperature  for  the  fllo* 

Kossbauer  data  given  In  figure  3  show  magnetic 
order  below  215K.  The  broad  line  widths  (y  1.0  mm/ 
aee)  is  Indicative  of  structural  disorder  which 
causes  a  distribution  In  hyperflne  fields.  Figure 
4  shows  the  temperature  dependence  of  the  hyperflne 
field  as  a  function  of  reduced  temperature  along 
with  a  thecretlcal  curve  for  S  «  5/2.  At  lower 
temperatures  the  hyperflne  field  falls  more  rapidly 
than  the  S  ■  5/2  curve  which  Is  predicted  by 
theoretical  calculations  which  consider  a  distri¬ 
bution  In  exchange  Interactions.  _  Conversely,  the 
'field' la  greater  than  what  Is  expected  for  S  •  5/2 
at  higher  temperatures.  Of  considerable  Interest 
la  the  fact  that  the  dip  In  the  susceptibility 
coincides  with  the  deviation  In  the  hyperflne 
field  from  S  •  5/2  for  170  <T  215K.  At  present 
the  cause  of  these  anomalies  in  the  magnetic 
susceptibility  and  Mbssbauer  data  are  not  clear. 

Above  225K  the  susceptibility  asymptotically 
approaches  the  Curle-Welss  l.iu  temperature  depen¬ 
dence  for  Ugff*  5*5i*r  ond  9  lOOK.  This  value 
of  Vfff  Is  smaller  tnan  what  is  expected  for  S  ■  5/2. 
The  reduction  in  (teignetic  moment  is  also  consistent 
with  the  siwller  value  of  the  hyperflne  field 
(492  KC)  at  T  •  14K  compared  to  the  crystalline 


Figure  3.  Mossbaucr  spectra  of  FC2O3  thin  film  at 
various  temperatures  along  with  a 
spectrum  at  room  temperature  In  an 
externally  applied  magnetic  field  per¬ 
pendicular  to  the  Y-ray  beam. 

oxides  which  show  hyperflne  field  of  540KG  at 
T  •  OK.  These  same  effects  were  observed  for  the 
amorphous  Fe203  film  discussed  by  vanDlepenand  Topma 
who  observed  a  hyperflne  field  .ic  T  «  5K  of  469KG 
and  a  •  3.0  y..  They  suggest  that  reduction 
In  the  hyperflne  field  from  the  crystalline  oxides 
may  be  due  to  covalency.  A  more  suitable  explana¬ 
tion  would  be  the  mixing  of  various  spin  states. 

Fe'*'3  can  exhibit  S  ■  1/2,  3/2  and  5/2  depending  on 
the  strength  of  the  crystal  field.  It  Is  there¬ 
fore  conceivable  that  the  structure  fluctuations 
within  the  material  cause  fluctuations  in  the 
strength  of  crystal  field. 

Ue  may  rule  out  superparamagnetism  since  the 
peak  in  the  magnetic  susceptibi< Ity  at  225K  Is 
within  lOK  of  the  loss  of  magnetic  order  shown  by 
the  Mbssbauer  data.  In  addition,  a  Mbssbauer 
spectrum  of  the  film  In  an  applied  field  at  300K 
shows  DO  signs  of  hyperflne  splitting  which  con¬ 
firms  that  the  Neel  temperature  Is  below  300K. 

We  also  find  no  quadrupole  Interaction  In  our 
spectra  Indicating  that  0  (the  angle  between  the 
hyperflne  field  and  the  ele'trlc  field  gradient) 

Is  averaged  over  the  entire  solid  angle.  This 
result  Is  consistent  with  structure  fluctuations 
In  the  film. 
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Figure  U,  Reduced  hyperfine  field  as  a  function 
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Raman  scattering  measurements  are  rc|X)rted  in  amorplious  boron-rich  alloys  of  Y  and 
La  which  Indicate  cagelike  or  in-band  resonant  modes  not  previously  observed  In  non¬ 
crystalline  solids.  Low-frcquoncy,  intense  Raman  peaks  indicate  weak  metal-boron 
lx)ndinfi  tliat  is  significantly  reduced  in  the  Y  system.  This  is  similar  to  the  recent  re¬ 
sults  In  superconducting  crysUillinc  hc.xalwrldcs  aixl  suggests  that  the  anomalous  transi¬ 
tion  temperature  of  YU^  is  a  consequence  of  general  bonding  trends  that  persist  in  the 
amorphous  state. 


PACS  numbers;.  G3.50.+X,  61,40. Df,  78.30.-J 

While  studies  of  amorphous  solids  have  been 
concerned  with  the  influence  of  light  atoms  in  a 
host  system,  such  as  H  in  «-Si,  the  role  of  rather 
heavy  atoms  has  not  been  pursued.  In  cry.stalline 
solids  the  addition  of  heavy  atoms  to  a  host  ma¬ 
trix  has  been  shown  to  result  in  the  formation,  un¬ 
der  appropriate  conditions,  of  in-band  resonant 
modes.  Such  modes  have  been  shown  to  corre¬ 
spond  to  a  large  amplitude  of  the  heavy  metal  at¬ 
om  along  with  motions  of  the  surrounding  atoms. 
These  modes,  which  are  less  localized  than  corre- 
sixinding  high-frequency  light-atom  local  modes, 
have  been  shown  to  depend  on  weak  coupling  be¬ 
tween  host  and  defect  atoms.  An  additional  low- 
frequency  defect  mode  that  has  been  observed  in 
relative  "open”  solids,  such  as  clath rates,  is  that 
associated  with  a  weakly  coupled  heavy  atom.  In 
this  situation  the  motion  has  been  considered  as  a 
"cagelike”  translation  of  the  impurity,’  though  an 
alternative  resoiunt  mode  picture  may  (xissibly 
be  appropi  late.’  In  this  study  we  report  on  the 
formation  and  Raman  scattering  from  amorphous 
B-rich  alloys  in  which  quite  heavy  atoms  h.ave 
been  added.  The  resulting  spectra  indicate  the 
formation  of  low-frequency  modes  tha*  suggest 
either  cagelike  or  resonant  modes  not  previously 
observed  in  other  amoriihous  solids  studied  to 
date.  It  is  shown  that  the  low-frequency  modes 
are  a  consequence  of  weak  metal-D  bonding  and 
not  solely  a  function  of  metal-atom  mass. 

The  systems  chosen  for  the  present  study  have 
compostions  in  the  range  of  the  corresponding 
crystalline  metal  Im.xaboride  systems,  AfBf,. 

These  systems  are  quite  interesting  in  that  they 
are  composed  of  a  B  network  of  octahedra  which 
are  strongly  coupled  and  which  together  provide  a 


cagelike  environment  for  the  metal  atoms.  Group- 
Ilia  hexaborides  such  as  YB,.,  and  LaB^  are  partic¬ 
ularly  intere.sting  in  that  they  are  superconduc¬ 
tors  with  appreciable  differences  in  their  super¬ 
conducting  transition  temperatures  [7'j(LaDr,) 

=  0.45  K,  7',{YBr,l  =  7.1  Kj.  Studies  of  the  elec¬ 
tronic  energy  band'  have  indicated  that  the  densi¬ 
ties  of  states  at  the  Fermi  energy  are  rather  sim¬ 
ilar  and  thus  suggested  that  difference  in  the  7^ 
values  may  primarily  be  due  to  low-frequency 
metal-atom  motions.  Recent  neutron-scattering 
measurements’  have  indicated  differences  in  the 
low-frequency  photon  spectra  of  YB^  and  LaB,, 
which  are  consistent  with  the  substantial  changes 
in  7'p.®  The  Raman  scattering  re.sults  in  the 
amorphous  counterparts  t,  icussed  here  also  indi¬ 
cate  similar  differences  in  the  low-frequency  vi¬ 
brational  spectra  that  re.sult  from  weak  Y-B  bond¬ 
ing.  The  results  thus  suggest  that  the  anomalies 
in  the  crystalline  superconducting  transition  tem¬ 
peratures  are  a  general  consequence  of  bonding 
trends  that  persist  in  the  amorphous  phase  and 
do  not  require  special  lattice  modes  or  long- 
range  order. 

Of  additional  interest  in  amorphous  B-ricli  al¬ 
loys  is  the  extent  to  which  the  structure  maintains 
B  clusters,  such  as  icosahedra  or  octahedra, 
which  are  prese.nt  in  the  crystalline  compounds.’ 

In  a  previous  Raman  sc.^ttering  study’  in  «-B  it 
was  shown  that  the  spectra  were  consistent  with 
short-range  order  similar  to  that  of  crystalline 
B  implying  half  or  full  icosahodrallike  bonding. 
While  it  is  in  general  quite  difficult  to  obtain  in¬ 
formation  about  structural  order  over  an  inter¬ 
mediate  range  in  amorphous  solids,  the  Raman 
results  in  the  amorphous  alloys  are  shown  to  be 
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consistent  with  the  presence  of  B  octahedral 
clusters. 

Thin  films  of  ~0.5  pm  thickness  were  prepared 
by  rf  sputtering  from  2-in.  polycrystalline  tar¬ 
gets  of  LaB„  and  SiI3„  and  noncomixicted  YB,;  pow¬ 
der.  A  Materials  Research  Corporation  system 
of  base  pressure  ~  10'®  Torr  was  operated  at  50 
W  power  at  an  Ar  pressure  of  20  x  10'*  Torr  and 
a  substrate  separation  of  -S  cm.  Based  on  the 
sputtering  conditions  the  substrate  temperature 
was  estimated  to  be  <75  C.  Crystalline  Si  and 
glass  substrates  wore  employed  for  infrared 
measurements  above  180  cm"'  and  Raman  meas¬ 
urements,  respectively.  A  Spex  third  monochro¬ 
mator  system  was  used  for  the  Raman  spectral 
determinations  with  5145  and  4880-A  laser  exci¬ 
tation.  The  relatively  we.ik  signal  intensities 
prohibited  a  detailed  analysis  of  the  jxilarization 
of  the  scattered  light.  The  composition  of  the 
films  was  estimated  by  Auger  analysis  which 
yielded  ratios  of  B/La  ==6.0  and  B/Y  »8.5.  The 
somewhat  lower  estimated  concentration  of  Y 
than  the  stoichiometric  value  of  G  in  the  crystal 
is  not  expected  to  appreciably  modify  the  Raman 
spectrum  and  its  interpretation  in  any  substantial 
fashion.  Crystalline  materials  are  similar¬ 
ly  found  to  be  commonly  metal-atom  deficient, 
though  in  the  present  case  this  may  be  a  conse¬ 
quence  of  the  sputtering  process.  Infrared  trans¬ 
mission  spectra  of  B  alloy  films  indicate  a  broad 
peak  centered  at  1350  cm"'  that  is  not  observed 
in  the  Raman  spectra.  This  is  attributed  to  the 
presence  of  oxygen  incorportated  in  the  B  net¬ 
work.  Auger  analysis  indicates  ~ (3-6)%  oxygen. 
The  absence  of  a  distinct  impurity  associated 
Raman  band  is  similar  to  the  results  in  other 
amorphous  solids  and  indicates  an  enhanced  in¬ 
frared  absorption  associated  with  B-0  bonds.  For 
higher  oxygen  concentrations  the  major  influence 
in  the  Raman  spectra  aiipears  to  be  a  substantial 
background  luminescence.  The  infrared  and  visi¬ 
ble  transmission  spectra  demonstrate  the  semi¬ 
conducting  nature  of  the  amorphous  materials  in 
contrast  to  metallic  c-f.,aB6  and  c-YB^. 

In  Fig.  1  the  Raman  spectrum  of  n-B  is  shown 
along  with  nonmetal  alloy  additions  of  Si  and  C. 

In  pure  «-B  the  Itamaii  spectr  n  indicates  four 
distinct  peaks  at  335,  585,  '  50,  and  1000  cm*'. 
Recent  neutron-scattering  measurements’  in  o-B 
confirm  that  the  peak  positions  occur  near  to  the 
corresponding  peaks  in  the  phonon  density  of 
states.  With  the  addition  of  C  or  Si  the  a-B  sixjc- 
trum  primarily  broadens,  though  some  changes 
occur  in  the  low-frequency  peak  in  n-SiBg  as  a 


consequence  of  the  heavier  Si -atom  mass.  For 
these  “covalent”  alloys  it  is  reasonable  to  assume 
that  they  are  directly  incorporated  substitutional - 
ly  in  the  o-B  network.  In  contrast.  Fig.  2  indi¬ 
cates  the  effect  of  the  introduction  of  the  heavy 
metal  atoms  La  and  Y  into  «-B.  The  predominant 
effect  seen  here  is  the  occurrence  of  an  addition¬ 
al  intense  low-frequency  phonon  peak. 

Before  discussing  this  new  low-frequency  fea¬ 
ture  it  is  useful  to  note  that  the  spectra  of  Fig.  2 
may  be  approximately  divided  into  four  inter¬ 
vals,®’”  I-IV,  with  divisions  at  175,  500,  and  950 
cm"*.  Interval  I  froii)  0-175  cm"'  corresjionds  to 
acoustic  modes  in  c-LaB^,  and  c-YBj  as  well  as  in 
c-B.  Interval  II  from  175-500  cm"'  corresponds 
in  the  crystalline  systems  to  rotational  motions  of 
B  units,  which  in  c-B  are  icosaherira  and  in  c-.l/Bg 
are  octahedra.  For  the  c-.i/Bg  systems  AV-B  optic- 
mode  contributions  also  occm*  in  this  range.®’ " 
Spectral  ranges  III  and  IV  correspond  to  intraunit 
and  intcrunit  B  motions,  which  in  c-,t/Bg  systems 
and  c-B  partially  overlap.  The  higher  frequency 
for  the  inter  unit  vibrational  bands  are  a  conse¬ 
quence  in  the  crystalline  systems  of  shorter  inter - 
unit  bonds  relative  to  those  witliin  the  icosaliedral 


FIG.  1.  Coiup.irisoii  of  the  Hain.m  .spoctr.a  of  pure 
a-Il  with  iJ-Sil'i  and  u-Cll.,  at  300  K.  A  constant  back 
ground  has  licoii  subtractixl  to  cliniiii.atc  a  higli-fre- 
quency  background  contribution  (Ilef.  8). 
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FIG.  2.  Hainan  spectra  for  pure  o-D  iuid  n-LaBj  :u«l 
u-YB,,,  alloy.s  at  300  K.  A,s  in  Fig.  1  a  high-frequency 
background  Im.s  boon  subtracted.  The  vortical  arrows 
Indicate  appro.vlinatc  peaks  in  the  density  of  states  for 
c-LaBg  and  c-YB^  obtained  by  neutron  scattering  (Kef. 
6). 


or  octahedral  units.®'  The  spectra  of  Fig.  2 
indicate  that  this  appro.xiniate  sep.iration  is  still 
reaso.iable  in  the  aniorplious  counterparts  of  the 
crystalline  materials.  In  Fig.  2  the  vertical  ar¬ 
rows  ii..Ucate  peaks  in  the  phonon  density  of 
states  of  the  polycrystalline  he.xaborides  as  ob¬ 
tained  to  date  from  inelastic -neuti'on-sc.attoring 
measm’ements.®  The  correspondence  between  the 
amorphouji  and  crystalline  pealis  suggests  that 
coupled  D  octah.'dral  imits  are  also  present  in  the 
aniorplious  systems.  In  pai'ticuliu-,  tlie  peaks  at 
~260  cm'*  in  the  La  and  Y  alloys  correspond  to 
a  similar  pealc  in  c-LaBg  which  is  interpreted  as 
arising  from  rigid  D  octaliedral  rotations  with  es¬ 
sentially  stationary  metal  atoms.® 

For  the  low-frequency  regime  I  it  is  observed 
that  the  Raman  peak  for  the  La  system  occui's 
above  that  for  the  lighter-,  Y-atom  case.  Given 
the  similar  valence  of  La  and  Y  this  behavior  is 


surprising  and  indicates  a  weakening  of  the  force 
con.>tant  by  approximately  a  factor  of  two  for  the 
Y-D  bond  as  compai'ed  to  the  La-D  bond.  Tliis 
anomalous  beliavior  of  the  Y-D  force  constant  is 
analogous  to  that  recently  observed  by  Gompf  in 
the  crystaliine  A/Bg  systems.®  The  relative  inten¬ 
sity  and  precise  position  of  the  poalcs  in  tlie  plio- 
non  density  of  states,  p(w),  for  the  low-frequency 
modes  in  amorphous  solids  requii'cs  considera¬ 
tion  of  the  effective  frequency-dependent  coupling 
parameter,  C{a'),  m  the  phenomenological  Raman 
relation*^  y(u)~  +  l)C('ii)p{a)).  The  relatively 

rapid  rise  and  fall  of  the  low-fi'equcncy  peak  for 
fl-LaBg  and  n-YB,_5  implies  that  the  peaks  in  I(w) 
will  ocjui'  near  to  that  of  p(a))  as  C(a;)  will  vary 
less  rapidly  than  w®.*®  In  a  number  of  amorphous 
solids  C(u))  is  found  to  vai'y  roughly  linearly  with 
o)  at  low  fi-equencios.*‘‘  For  this  clioice  of  C(u)) 
the  relative  intensities  of  the  two  lowest  peaks  in 
p(a))  are  found  to  be  similar'  to  that  shown  in  Fig. 

2.  Recent  neutron-scattering  measurements®  in 
n-B  suggest®  for  that  system  an  alternative  weak 
frequency  vai'iation  of  c'(u,')  between  ~  200-600 
cm'*.  For  a  similar  choice  of  C(*’)  in  li-LaDg, 
the  intensity  ratio  of  the  two  lowest  peaks  in 

+  1)  is  foimd  to  be  similar  to  that  esti¬ 
mated  for  p(w)  in  c-LaBg.  For  either  of  tlie  alrove 
choices  for  C{uj)  the  Raman  spectra  clearly  dem¬ 
onstrate  a  substantial  low-frequency  contribution 
to  the  density  of  states. 

The  low-frequency  modes  observed  in  the  La 
and  Y  alloys  correspond  to  translational  modes 
that  primai'ily  involve  hoavy-motal-atom  motion. 
As  peaks  in  tlie  density  of  states  of  the  crystalline 
and  amorphous  systems  are  similiu’  this  implies 
that  the  low-frequency  modes  are  primai'ily  detei  - 
mined  by  short-range  order  and  metal -boron 
bonding.  This  indicates  tha*  differences  in  the 
superconducting  transition  temperatui'c  between 
c-LaDg  and  c-YDg,  if  primai’ily  attributed  to  the 
phonon  spectral  vai'iations,  arise  from  general 
bonding  interactions  that  do  not  rcquii’e  transla¬ 
tional  symmeti'y.  It  is  interesting  to  note  that 
prelimimu’y  measurements  of  amorphous  grouji- 
Iln  metal  alloys  of  Ca  and  Sr  with  B  do  not  indi¬ 
cate  the  .appreciable  low-fi'equency  scattering  ob¬ 
served  for  the  La  .and  Y  systems,  As  the  mass 
of  Sr  is  similar  to  that  of  Y  this  implies  th.at  the 
low-frequency  peak  in  the  density  of  states  is  not 
a  consequence  of  the  heavy  metal -atom  mass 
alone,  but  also  requires  weak  metal -boron  bond¬ 
ing.  The  results  thus  suggest  the  role  of  <i  elec- 
ti’on  bonding  on  the  low-fi'equoncy  phonons  in  the 
groui)-IILi  hexaborides.  Increased  participation 
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of  (I  electrons  in  tlie  Y  alloy*  may  in  tvu'n  be  re¬ 
sponsible  for  the  substantially  lower  force  con¬ 
stant  than  in  LaB,.  Neutron  scattorinR  measure¬ 
ments  clearly  would  be  of  interest  to  determine 
if  the  low-frequency  phonon  specti'um  is  also  sub¬ 
stantially  modified  in  c-SrOg. 

The  low-frequency  modes  in  the  Y  and  La  alloys 
are  thus  somewhat  analogous  to  defect-induced 
modes  in  crystalline  systems  which  also  require 
weak  defect-host  bonding.'*®  An  alternative  pic¬ 
ture  for  these  modes  based  on  the  crystalline 
analogues  would  correspond  to  cagelike  modes 
in  which  a  heavy,  weakly  coupled  metal  atom 
moves  in  a  distorted  cage  of  octahedrallike  units 
of  B.  ^  hile  the  latter  cagelike  point  of  view  ap¬ 
pears  most  reasonable  qualitatively,  it  is  possi¬ 
ble  that  the  low-frequency  modes  also  have  some 
resonantlike  cliaracter.  The  increased  localiza¬ 
tion  expected  for  amorjihous  solids  may  blur 
somewhat  the  distinction  between  these  points  of 
view.  To  date  such  reson.ant  or  cagelike  modes 
have  not  been  observed  in  amorphous  solids,  nor 
discussed  tlieoretically. 

In  summary,  the  Raman  spectra  in  boron-rich 
alloys  of  Y  and  La  prepared  by  sputtering  indi¬ 
cate  vibrational  spectra  and  bonding  that  are 
qualaatively  different  from  other  amorphous 
sciids  studied  to  data.  The  spectra  suggest  that 
’..oupled  B  clusters  are  present  and  that  these  de¬ 
fine  a  network  in  which  weakly  coupled  metal 
atoms  are  relatively  free  to  vilirate.  Tlie  results 
suggest  a  distorted  local  cagelike  motion  lor  the 
heavy  metal  atoms  based  on  the  correspondence 
to  the  low-frequency  modes  in  the  crystalline 
hexaboridos.  The  presence  of  an  increased  den¬ 
sity  of  low-frequency  modes  in  the  amorphous 
Y-B  alloy  relative  to  that  of  the  La-B  parallels 
similar  changes  in  the  crystalline  counterparts. 

As  these  low-freouency  modes  h.we  been  suggest¬ 
ed  to  play  an  important  role  in  \ariation  of  in 
general as  w(  11  as  account  for  the  large  varia¬ 
tion  between  c-  LaBg  and  c-YBg,®  the  Raman  spec¬ 
tra  of  the  a.norphous  materials  manifest  these 
analogous  states.  This  further  implies  that  the 


Tc  anomaly  is  primarily  a  result  of  general  bond¬ 
ing  trends  that  persist  in  the  noncrystalline, 
semiconducting  systems. 
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Ions  field  evaporating  from  thin  films  r.f.  sputter  deposited  onto  molybdentim 
and  tungsten  tii«  in  tlie  presence  of  hydrogen  are  identified  by  employing  an  energy- 
foetised  atom  probe  iield  ion  microscope.  The  c.vistence  of  nuiltiatomic  citisteis  is 
tineqtiivocally  establisiied.  While  the  abundance  ol  cltisteis  for  a  \vell-de\  eloped 
tungsten  tip  is  abotit  0.01“„.  polycrysialhne  sptittered  metal  films  (nickel,  gtild  ;ind 
platinum)  yield  2  5"„  cUister  ions.  For  polycrystalline  NiO,  films  and  amorphottc 
germanium  and  silicon  (ilms.  the  yield  ofcitistcrs  increases  up  to  abmit  20"„  and  the 
cluster  si/e  also  increases.  The  abundance  of  cluster  ions  is  thus  directly  related  to 
the  degree  of  disordei  of  the  materials.  Study  of  cluster  ion  formation  may  shed  light 
on  the  bonding  mechanisms  of  thin  film  materials. 


It  is  known  that  metals  and  alloys  field  evapoiate  as  multiply  ehaigeil 
monatomic  ions'"*.  When  they  arc  field  evaporated  in  the  presence  of  an  imaging 
gas  lik ;  helium  or  neon,  or  a  reactive  gas  such  as  Ov  or  N^.  in  ;u  dition  to  the 
multiply  charged  metal  ions,  metal  gas  molecular  complex  ions  aie  obtained.  Hulk 
matciials  in  general  have  not  been  reported  to  contain  elusteis.  .Although 
imiltiatomic  cluster  ions  have  been  reported  in  the  Iield  exaporation  liter, ituie.  the 
numbers  observed  have  been  lather  loo  few  for  their  presence  to  be  esiablishi.d 
inieqiiivocally. 

One  of  the  earliest  repoils  was  of  CuBe.  *  obtained  by  evapoialing  a  UuBe 
alloy  lip*;  others  were  of  As.  ’  from  a  GaAs  lip'’  and  ofC  ,il  1  /  CuHk  ’  from  a  He 
Cu  alloy  lip*.  Block**  found  field  desoipiion  of  ion  species  of  S,  ’  S^’  from  a 
multilayer-covered  sulfuri/cd  tungsten  emitter  using  a  iiuadrupole  m.iss  filler  in  the 
temjx’ralure  range  1 50  500  K.  When  field  evaporating  a  rhodium  tip  in  H  ,S  gas.  we 
could  detect  neither  singly  charged  sulfui  nor  sulfur  molecular  ions  at  the  high  fields 
at  which  the  substrate  was  evaporated".  Large  fractions  of  cluster  ions,  however, 
have  been  observed  when  liquid  metals  such  as  gallium,  indium,  gold,  cesium  e'c.  are 
field  desorbed"’  ",  Ng  er  «/.'*  have  successfully  obtained  depth  pioliles  of  p-type 
semiconducting  NiO  formed  by  in  .situ  oxidation  of  nickel  and  obtained  NiO  ’  and 
NiO,  *  as  predominant  species  as  well  as  some  multiply  charged  (threefold  and 
fourfold)  Ni.Oj  ions. 
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Cluster  forination  has  been  reported  for  very  thin  lilnis  (<  100  A)  of  gold 
obtained  by  thermal  evaporation  with  the  coalescence  of  such  small  clusters 
appaicntly  playing  an  important  role  in  the  early  giowth  stages  of  the  film'  '. 
However,  lilms  greater  than  1000  A  are  generally  eonsidered  as  extensions  of  bulk 
materials,  albeit  with  one  small  dimension,  and  as  such,  cluster  formation  in  thin 
lilms  is  not  considered  a  goneial  phenomenon.  Feldman  and  .Saikiewicv''*  ha\e 
observed  clustcis  in  amorphous  and  crystalline  silicon  lilms  using  a  sputtering  ion 
source.  They  lind  the  percentage  abundance  to  range  from  about  8"„  to  about  0. 1",, 
for  clusters  with  tsvo  atoms  to  clusters  containing  six  atoms.  In  a  similar  secondary 
ion  mass  spectrometry  (SINl.S)  experiment  ller/og  el  al.'^  obtained  cluster  ions 
containing  up  to  18  aluminum  atoms  by  bombarding  polycrystalline  aluminum 
with  1 2  keV  Xe  *  ions  While  the  ion  cluster  distribution  was  suspected  to  lellect  the 
short  range  order,  this  was  not  established  unambiguously. 

In  this  paper  sve  report  that  thin  lilms.  in  general,  contain  a  higher  percentage  of 
clusters  than  corresponding  bulk  materials  and  that  the  percentage  depends  on  the 
history  of  preparation  of  the  liim.s.  We  e.stablished  the  existence  of  multiatomic 
clusters  as  field  evaporation  species  obtained  by  evaporation  of  bulk  tungsten  tips 
as  well  as  thin  lilms  of  polyerystallinc  nickel,  gold  and  platinum  and  amoiplioiis 
germanium  and  silicon  sputter  deposited  onto  molybdenum  and  tungsten  tips. 
Ru  thermoie.  this  study  provides  a  connection  between  crystalline,  anun  phous  and 
liquid  materials  in  their  cluster  formation  behavior,  thus  shedding  light  on  the 
bonding  mechanism  of  the,se  materials. 

Recently,  we  emploted  the  atom  probe  field  ion  microscope  to  chaiacteii/e 
structurally  thin  tilms  r.f.  sputter  deposited  onto  ntolybdenum  tips'”  *'.  The  field 
ion  micrograph'  of  metal  and  semicoiuluctoi  films  reveal  void  network  structures, 
local  oidering  and  atomic  clusterings  in  the  non-crys>alline  matei ids.  Atomic  la_\ei 
depth  profiling  of  these  films  indicates  that  the  large  (  ^  lOt)  .sl)t)  A)  voals.  oi  low 
density  regions,  in  amorphous  geimanium  originate  at  the  film  siibsiraie  interface 
and  extend  ihiough  the  film,  whcieas  interconnected  voids,  such  as  in  nickel  films, 
are  in  general  smaller  ( ^  10  .sO  A). 

The  iletails  of  the  lielil  ion  microscopv  (FIM)  and  the  energv-compensateil 
time-of-lliglit  atom  probe  can  Ire  found  elsewheie"*.  A  mass  lesolulion  of  better 
than  1,2000  can  be  routinely  achieved  foi  .we  up  to  200.  Moreover,  the  double- 
channel  plate  deiecloi  can  eliminate  aftci -pukscs  to  few er  than  one  m  1 000  pi  im.ii  > 
e\ents;  thus  an  excellent  lejeelion  of  artifacts  is  possible.  liarher  atom  probe  studies 
employed  either  photographic  techniques  to  lecord  llight  time,  or  m  cases  where 
electionic  tiineis  weie  used,  the  ma,ss  resolution  was  rather  maiginal  to  ii.ssign  the 
masses  to  the  cluster  ions  coufidcntly.  However,  with  our  newly  built  electronic 
timers,  a  mass  resolution  of  lOtX)  is  achie\ed  for  ions  up  to  an  /«,c'  ratio  of  800; 
identilicalion  of  heavy  ions  thus  becomes  much  easier. 

All  the  lilms  except  for  a-Si  (tungsten  tip)  were  sputter  de|iosited  onto  molyb¬ 
denum  FIM  tip.s.  netails  of  the  sputtering  system  and  the  deposition  procedure  have 
been  described  elsewhere"’.  The  pieparation  parameters  dining  sputter  deposition 
for  all  the  tilms  were  2.6  Pa  argon  gas  pressuie,  50  W  r.f.  power  and  50  55  mm 
substrate-to-target  distance,  fhe  deposition  time  was  conti  oiled  to  obtain  film 
thickness  estimated  to  be  itt  the  lange  2000  4000  A.  The  films  after  being  ir.tnsfei  red 
to  the  atom  probe  were  imaged  and  ff!d  exapoiated  at  85  K  in  1 1,  or  an  H_,  +  Ne 
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mixturciit  an  operating  gas  pressure  of  5  X  lO"' to  6  X  10~^  PaforH^and  1  xlO'"* 
Pa  for  neon. 

On  field  evaporating  a  well-developed  tungsten  tip  in  vacuum  at  about  85  K, 
we  found  that  about  0.3"„  of  the  ions  detected  fi  om  (223)  crystallographic  regions  arc 
cluster  ions  such  as  W,’"* ,  W,  *  and  W,  1  lowcvcr.  out  of  HP  ions  detected  from 
(01 1)  regions  of  tungsten,  not  a  single  cluster  ion  was  detected.  This  indicates  that 
cluster  formation  has  a  higher  probability  in  a  high  index  plane  than  in  a  low  index 
plane  for  a  well-developed  tip. 

A  larger  fraction  of  multiatomic  cluster  ions  is  found  for  polycrystallinc  metallic 
films  and  amorphous  semiconductor  lilms.  Table  I  summarizes  various  species 
obtained  on  field  evaporating  thin  nickel,  platinum  and  gold  films.  Platinum  films 
eva|)oratcd  mostly  as  doubly  charged.  This  behavior  is  similar  to  that  reported  for 
bulk  platinum  tips.  Clusters  containing  up  to  three  platinum  atoms  are  observed  as 
field  evaporalion  species.  Also  three  cluster  ions  were  observed  when  a  total  of  100 
licld-evaporated  ions  were  counted.  Thus  the  abundance  of  cluster  ions  is  3  ±  1 .7'’,,. 

Gold  films  on  molybdenum  tips  often  field  evaporate  in  bursts,  similar  to  our 
earlier  obseivations  of  bulk  gold  tips.  Gold  films  evaporated  as  both  singly  and 
doubly  charged  ions  in  equal  abundance.  .As  can  be  seen  from  Table  1.  clusters 
containing  up  to  nine  gold  atoms  are  observed  for  the  sputteied  gold  film.  I'rom  a 
total  of  270  particle  counts  we  observe  the  abundance  of  cluster  formation  to  be 
5.2±1.4"„.  Takeuchi  e/  «/.'•'  from  transmission  electron  microscopy  studies 
ob.scrvcd  as  much  as  1“„  of  all  atoms  captured  by  the  substrate  to  form  clusters  with 
the  cluster  size  varying  from  five  to  ten  atoms. 


TAHt.l-  1 

ION  si'iciis  oiii  \isinoN  inr  i  iiin  i\  m-ormion  oi  shkii.ooi  d  am>  i'i.aiini'm  hi  .ms  ni  I'osiiin 
ON  .MOl  Vmil  Nl'M  lies 


Sidi-I 

Ool.! 

IlMlj'.OH’ 

If.C'.CIf 

H’.N’.O' 

H.O’.NP'.Nilt-” 

O’.lljO’.Ar^’ 

0/,ArM‘p- 

Nill.’MNiOl’MNiOll)’' 

Oj ',  Ar  ’,(Au,.)’* 

PlM'lj’.tPlO,),- 

Oj  ’ .  Ni.Oj^  • .  NiC'O-  * 

Am()’’.Aii-'.(AiiII)-“ 

Pl/.tPljN)' 

(NijOj)”,Nr.Nill' 

(AiijO,)'*  ’ , (All (O^)-  ■ ,  Au  ’ 

Nillj’,NiO’.Ni(01l,)' 

AuAr'.tAii,)’ ’.(Au,0.,)'  ‘ 

(NilI.Ij'.Nij'.Ni.’ 

(Am.Oj)’,  Au,',(Aii>0,(,)' 
(Au,0)- ' 

For  the  nickel  film,  singly  and  doubly  charged  ions  are  the  predominant  species. 
Out  of  a  total  of  150  signals,  there  were  four  corresponding  to  nickel  clusters, 
resulting  in  an  abundance  of  about  2.7  ±  1.3”„  Cluster  species  containing  up  to  six 
nickel  atoms  were  detected.  However,  when  the  nickel  films  weie  piepaied  in  an  Ar- 
Oj  mixture  the  cluster  abundance  increased.  For  instance,  when  sputtered  in  a  gas 
mixture  of  2.6  Pa  Ar-f2.6  x  10'  ^  Pa  O,  the  abundance  increased  to  7.5±2''„(12out 
of  160  particle  counts).  When  films  prepared  with  2.6  Pa  Ar  +  0.6  Pa  O,  were  field 
evaporated  we  obtained  eight  cluster  ions  out  of  a  total  of  95  particles,  representing 
8.5i  2.9"„  abundance  for  clusters.  Also,  we  could  detect  larger  clusters  containing 
up  to  37  nickel  atoms  at  the  latter  gas  mixture  condition.  Recently,  Upton  and 
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Goddard*®  have  made  first-principle  calculations  of  nickel  clu?»ers  containing  up  to 
87  atoms.  In  their  study,  they  point  out  the  relevance  of  such  clusters  in 
chemisorption.  The  fact  that  we  have  observed  clusters  containing  up  to  about  37 
nickel  atoms  is  consistent  with  these  calculations  and  may  have  some  significance  in 
catalysis.  Figure  1  is  a  field  ion  micrograph  of  a  polycrystalline  NiO,  film  imaged  in 
10"  ^  Pa  at  85  K  in  which  interconnected  void  structures  and  atomic  clusters  can 
be  clearly  seen.  Such  void  structures  have  also  been  observed  for  nickel,  gold,  and 
platinum,  germanium  and  silicon  films'®’ 


Fig.  1.  Field  ion  micrograph  of  a  polycrystalline  NiO,  film  deposited  onto  a  molybdenum  tip  and  imaged 
inlO‘*PaH. 

We  have  been  successful  also  in  pulse  evaporating  sputtered  thin  films  of  a-Ge 
and  a-Ge:  H.  Atom  probe  analysis  of  these  films  in  H,  gives  signals  corresponding  to 
both  singly  and  doubly  charged  germanium.  Upon  field  evaporation  of  a-Ge  a  large 
fraction  of  the  signals  appeared  as  various  oxides  of  germanium,  such  as  GeO^, 
GeO,^^,  GeO,  etc.  Further,  for  a-Ge:H  films  a  significant  number  of  clusters  of 
germanium  hydrides  and  hydroxides  were  obtained  as  evaporation  species,  in 
addition  to  the  oxides.  For  example,  mass  signals  up  to  400  amu  representing 
Ge^H,",  GejH,",  GejH,",  Ge(OH)",  Ge(OH)^",  Ge(OH)-",  GelOHlj"  and 
GcjO,*  were  observed.  These  oxides  and  hydroxides  may  be  due,  m  part,  to 
post-deposition  interaction  of  the  film  with  oxygen  and  water  vapor  through  void, 
or  low  density,  regions’  *  ■  ’-,  The  abundance  of  these  clusters  is  24  ±  8"o.  This  clearly 
establishes  the  presence  of  clusters  which  have  been  identified  by  us  previously  in  the 
field  ion  images  of  a-Ge  and  a-Ge:H  *'*.  It  is  noted  in  a  mass  spectrometnc  analysis 
of  evaporated  germanium  vapor  species  that,  in  addition  to  single  germanium 
atoms,  a  great  number  of  clusters  consisting  of  two,  three,  four  and  five  germanium 
atoms  exist’^.  Although  the  results  are  preliminary,  clustering  effects  can  also  be 
seen  on  field  evaporating  a-Si  as  well  as  a-Si:  H  sputtered  films. 

A  well-developed  tip  with  a  field-evaporated  end  form  yields  only  up  to  0.3“  „ 
clusters  with  cluster  formation  having  a  higher  probability  in  a  high  index  plane 
than  in  a  low  index  plane.  However,  when  an  as-etched  tungsten  tip  (that  exposes  a 


{'I.USlhK  l  OKMA  IlON  IN  AMOIU'IKHIS  AND  I'OryCKYSI  AI.I  INU  THIN  I  II.MS  25 

ratlicr  disordered  surfuee)  is  (icid  evaporated,  the  cluster  yield  is  about  1  2"„.  Field- 
evaporated  polyerystallinc  ineiallic  films  have  eluslcr  yields  of  2  5"„  while 
amorphous  (disordered)  semiconducting  films  give  cluster  yields  as  high  as  20"„.  In 
liquid  metals,  the  yield  has  been  reported  by  F vans  and  1  lendricks"’  to  be  as  high  as 
.50%  for  gallium  and  indium,  with  cluster  sizes  of  up  to  five  gallium  atoms.  Clampilt 
and  JelTeries’ '  have  also  observed  signals  of  Csj  * .  in  the  field  evaporation  of  licjuid 
cesium,  l•'rom  the  above  results  and  discussion  there  appears  to  be  a  close  relation 
between  the  degree  of  disorder  of  a  material  and  the  cluster  ion  formation  upon  field 
evaporation  of  the  material;  the  larger  the  disorder,  the  larger  the  fraction  of  the 
atoms  forming  ion  clusters  and  the  number  of  atoms  in  the  clusters.  Also,  tiie  fact 
that  the  cluster  yield  for  field  evaporation  of  the  bulk  tips  is  less  than  in  J'oat.'s 
directly  the  atomic  cluster  formation  within  these  thin  films  and  bulk-disoideied 
materials. 

We  believe  that  our  results  may  shed  some  light  towards  understanding  the 
atomic  bonding  scheme  in  disoidered  and  amorphous  thin  films  and  its  relaiio"  .hip 
to  the  field  esaporation  behasior  in  such  films  We  hase  established  the  esistcnce  of 
multiatomic  clusters  in  thin  amorphous  semiconducting  films  and  polvei\''alline 
metallic  films.  It  is  shown  that  su.h  clusters  maik  a  clear  distinction  between  thin 
films  and  bulk  materials  and  may  account  in  part  for  dilTerences  in  propeities 
between  these  two  classes  of  materials.  Some  recent  lesults  by  other  lesearchers 
suppoit  this  conclusion’'*  '\  For  instance  Hebard  and  Vandenlvrg’'  luive 
demouslHileil  the  piesence  ofclusteis even  in  thin  ( ^  ')0U  A)  gianular  lead  lihns  aiul 
point  out  that  these  clusters  play  an  important  rote  in  maintaining  Josephson 
coupling  Tcross  legiotts  of  the  films  containing  a  relatively  large  number  of  grains. 
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FINE  STRUCTURE  OF  GOLD  PARTICLES  IN  THIN  FILMS  PREPARED 
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Thin  films  containing  a  homogeneous  dispersion  of  small  gold  particles  were 
formed  by  co-sputtering  composite  targets  of  gold  with  ALO^  and  polyester  in 
separate  experiments.  The  nanostructure  of  these  films  was  studied  using 
transmission  electron  microscopy  (TEM)  and  high  resolution  scanning 
transmission  electron  microscopy  (STEM).  DiflVaclion  data  obtained  from  STEM 
show  the  gold  islands  to  be  simple  and  multiply  twinned  crystallites  even  in  particles 
as  small  as  15  A  across.  The  existence  of  such  fine  structure  in  sputtered  gold 
particles  is  consistent  with  the  earlier  TEM  work  reported  by  other  workers  for  gold 
particles  grown  from  colloidal  solutions  and  by  evaporation  onto  single-crystal 
substrates. 


1.  INIRODUCnON 

The  structuie  of  small  metal  ciystallitcs  has  been  examined  by  several  workers 
over  the  last  15  years.  Uyeda  e/  «/.'  reported  observation  of  twinned  crystallites  in 
gold  sol  particles  prepared  from  several  difl'erent  colloidal  solutions.  The  particle 
sizes  ranged  from  50  to  1 50  A  and  high  resolution  transmission  electron  microscopy 
(TEM)  revealed  that  each  panicle  consisted  of  smaller  crystallites.  Difl'raction 
contrast  analysi:.  levealed  the  crystallites  to  be  parallel  or  radial  twins.  They 
proposed  that  the  formation  of  such  twinned  structures  in  f.c.c.  metal  particles 
results  from  the  interaction  of  small  nuclei  before  crystal  growth  occurs.  Fuither. 
they  suggesleti  that  the  type  of  twinned  sti  ucture  formed  depends  on  the  geometry  of 
the  elementary  nucleus.  Ino*  developed  the  model  of  a  metastable  icosahedral 
nucleus  forming  in  small  metal  particles  which  show  twin  formation.  Uyeda  el  al. 
noted  that  if  .mch  nuclei  exist  they  will  probably  lead  to  the  formation  of  multiple 
twins  whereas  if  the  stable  cube  octahedral  nucleus  is  formed  the  growth  of  simple 
twins  is  .noie  likely.  If  the  particle  growth  is  rapid,  the  metastable  nucleus  will 
remain  intavi  and  the  growth  of  multiple  twins  w  ill  occur.  If  the  panicle  growth  is 
slow,  a  transition  from  icosahedral  to  cube-  octaheilral  form  will  take  place  favoring 
simple  twin  growth  or  none  at  all.  Uyeda  cr  al.  also  reported  that  particles  which 
formed  rapidly  in  sodium  citrate  sols  showetl  an  abundance  of  multiple  twins, 
whereas  those  formed  from  slowly  reacting  Faraday  sols  showed  mostly  simple 
twins. 
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A  number  of  juithors'’'*  have  found  the  same  type  of  multiply  twinned  particles 
of  gold  and  other  fee.  metals  in  thin  layers  grown  epitaxially  on  single-crystal 
supports,  including  alkali  halides,  mica  and  magnesium  oxide.  The  advantage  of  a 
single-crystal  substrate  is  that  diffraction  patterns  can  be  obtained  from  assemblies 
of  well-oriented  crystallites  and  that  high  resolution  electron  miciographs  may  be 
obtained  from  crystallites  liaving  well-dclined  orientations.  Analysis  of  the  forms  of 
the  particles  has  been  made  using  lattice  fringe  imaging,  selected  zone  dark  licid 
imaging,  weak  beam  thickne.ss  fringe  imaging  imaging  of  moire  patterns  and 
selected  area  electron  diffraction.  It  has  been  concluded'’'  ^  that  the  misfit  inherent  in 
the  formation  of  regular  decahedral  and  icosahedral  pai  tides  is  taken  up  by  uniform 
strain  of  the  component  crystallites  resulting  in  dcfoi  mations  of  the  f  c.c'.  gold  lattice 
to  give  rhomboheiiral  or  orthorhombic  lattices.  However,  dislocations  which  may 
accommodate  much  of  the  strain  have  been  observed  in  some  cases*.  In  addition, 
Gillcl*’  has  ob.ser\'cd  a  gap  in  larger  gold  ciyslallites  which  he'  attributes  to  the 
transition  from  icosahedral  stiucturc  to  f.c.c.  stiueture  during  particle  growth. 
Moreover,  several  authors''*  have  done  model  calculations  to  estimate  tne 
stability  of  dilfcicntstiuctuies  in  panicles  containing  a  small  number  of  atoms.  They 
all  concluded  thiit  the  ico.sahcdral  structure  is  moic  stable  than  the  fc.c.  structure  for 
very  stnall  metallic  p:irticlcs  such  as  gold. 

One  difliculty  associated  with  the  u.se  of  .small  particles  grown  opila.xially  on  a 
sitigle-crystal  support  is  the  uncertainty  about  the  inlluetice  of  the  substrate  on  the 
initial  form  and  growth  ofthc  panicles.  A  limitation  of  all  thequoted  work  is  tluit  the' 
ptirticles  investigated  arc  mostly  greater  than  50  A  in  diametei  and  iire  often  as  lai  ge 
as  200  A  so  that  the  tnfoimation  on  the  initial  forms  of  the  particles  is  limited. 

The  preparation  of  novel  "hybiid"  solid  materials  involves  the  fine  mixing  of 
two  or  more  components  consisting  of  metaks.  ceiMmics  or  polymer.s.  In  the  past  it 
has  been  shown  tluit  r.f.  sputteiing  offers  a  uniquely  verstitile  tool  to  achieve  such 
fine  mi.xing.  Sputtered  materials  often  exist  in  a  melastable  slate  and  freqiientl) 
appear  amorphous  by  X-ray  diffraction.  In  this  study  we  repoit  the  preparation  of 
composite  metal-containing  films  by  co-sputtering,  the  strucluie  of  these  films  and 
the  fine  stiucluie  of  the  metallic  component.  The  gold  particles  were  dispersed  in 
composite  films  whose  matrix  component  was  cither  spulleicd  AhO,  or  sputteied 
polyestei  (liKONOl.),  The  microstructuie  of  the  films  w;is  probed  initially  using  X- 
niy  diffraction  and  'I'F.M.  '!  hc  presence  of  snuill  gohl  islands  (approxinuitely  .iO  A  in 
diameter)  throughout  the  films  prompted  a  detailed  look  at  the  fine  strucluie  of  the 
particles  using  high  resolution  .scanning-transmission  electron  microscopy  (S  TI-M) 
and  the  microdiffraction  methods  which  allow  diffraction  patterns  to  be  obtained 
from  regions  20  A  or  less  in  duimetcr.  The  lesults  of  our  investigation  are  compared 
with  earliei  work  on  f.c.c.  metal  particles  by  other  !iuthor.s. 

2.  FXI>rRIMi;NrAt.  DITAltS 

Ceramic-metal  films  were  prepared  by  r.f.  sputtering  of  a  composite  Al  Au 
target.  The  target  was  a  hot-pre.ssed  AUO  ,  disk  12.5  cm  iiuliamcteronan  aluminum 
backing  phite  with  an  area  of  gold  foil  0.5  cm  squaie  placed  neai  the  edge,  ihe  larget 
was  sputtered  in  an  r.f.  diode  unit  in  which  the  power  was  50  \V  and  the  paitial 
pressure  of  oxygen  and  argon  was  20  inTorr  each.  The  distance  betwemi  the  ttirget 
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and  the  substrates  was  4  cm.  The  substrates  were  a  series  of  eiglit  3-mm  copper 
microgrids  witli  carbon  film  supports  ai  ranged  in  a  line  running  imdei  ncath  the  line 
connecting  the  gold  piece  to  the  AUO^  target  center.  The  geometry  is  shown  in  Fig. 
1.  The  films  obtained  varied  in  gold  composition  according  to  the  proximity  of  the 
substrate  to  the  gold  part  of  the  target. 


AljOj  or 
Polyester 
Torget 


/  Dccfcosing  Gold  CoAtefd 

^^rJa~3'7T^^7yl:~a^ 

Iflo 


Cu  MiCfOgridS 


I'lj!,  1  Cicomcinc.il  arr.iiigcmcm  of  Ihc composilo ,spiiiii,i mg l.irgcl  and  llie  sub^il.llO' 

Sputtered  polyester  -Au  films  were  made  using  a  polyester  (FKONOI.)  target  9 
cm  in  diameter  on  which  a  square  of  gold  foil  0.2.5  enr  in  area  was  placed  a*  one  edge. 
(F KONOL  is  a  trade  name  of  Carborundum.)  Two  dilVerent  sets  of  sub.strate.s  were 
used.  In  the  first  test  a  series  of  eight  copper  microgrids  with  carbon  film  supports 
was  used.  The  substrates. in  the  second  test  were  a  series  of  eight  flat  pieces  of  NaCI 
at  ranged  in  a  geometry  similar  to  the  AKO.,  Au  sputtering  test.  After  the  films  had 
been  deposited  at  a  power  of  .50  W  and  a  pressure  of  25  mTorr  of  aigon,  the  NaC! 
substrates  were  dissolved  and  the  films  lloaied  onto  copper  microgrids.  In  tiddition, 
gl.iss  substrates  were  used  to  collect  film  foi  X-ray  dilTiaction  analysis. 

Both  set.s  of  films  were  examined  in  an  HB-5  scanning  transmission  electron 
microscope  C(|uipped  with  an  optical  analy/er  system'^.  The  polyester  Au  films 
weie  also  examineil  in  a  conventional  transmission  electron  microscope  (Philips 
model  EM 200). 

.3.  RlSUI.tS 


X-ray  dilTraction  patterns  pioduced  no  shaip  peaks  in  any  of  the  samples. 
Figure  2  shows  TEM  micrographs  of  sputtered  polyester  Au  lilms  piepared  under 
the  conditions  noted  above.  The  images  show  that  the  si?e  and  number  of  gold 
particles  decrease  as  the  concentration  of  gold  in  the  film  decreases.  The  samples  are 
rcfeienced  to  a  substrate  po.sitioii  diiectly  underneath  the  gold  taiget.  The  particle 
si/e  ranges  from  about  80  A  down  to  15  20  A.  Of  interest  in  oui  study  is  the  line 
structure  of  the  individual  gold  particles  in  the  films.  The  small  si/e  of  the  gold 
particles  required  a  high  resolution  technique  to  study  the  line  stiucture  of  the 
islands.  The  STEM  .system  developed  at  Arizona  State  University  was  particularly 
suited  to  the  study  of  the  sputteied  gold  films. 

In  an  STEM  instrument,  a  microdiffraction  pattern  is  formed  in  the  detector 
plane  for  each  position  of  the  incident  beam  on  the  specimen.  The  diameter  of  the 
region  giving  the  dilTraction  pattern  is  comparable  with  the  im.ige  resolution 
obtainable  with  the  instrument  and  so  approaches  5  A  for  modern  dedicated  S  TEM 
instruments.  In  most  STEM  instruments  the  dilTraction  pattern  from  a  particular 


'  # 


210 


R.  A.  ROY,  R.  MESSIER,  J,  M.  COWLEY 


(Cl  (d) 

Fig.  2.  Conventional  TEM  micrographs  of  sputtered  polyester-Au  films  showing  variation  of  ihe 
microstructure  with  the  gold  content,  taken  from  substrate  positions  as  follows:  lal  R  =  U  (directly 
underneath  the  gold  target):  (b)  R  =  l4mm:lc)R  =  42mm:(dlR  =  56  mm. 

specimen  area,  obtained  when  the  beam  is  held  stationary  on  the  specimen,  is 
recorded  by  using  post-specimen  deflection  coils  to  scan  the  diffraction  pattern 
over  the  entrance  aperture  to  the  energy  analyzer  or  over  an  aperture  placed 
immediately  in  front  of  a  scintillator-photomultiplier  detector.  This  recording 
method  is  so  inefficient  that  although  patterns  from  regions  about  20  A  in  diameter 
have  been  recorded  the  recording  time  is  of  the  order  of  1  min  and  the  signal-to-noise 
ratio  is  poor. 

In  the  instrument  at  Arizona  State  University  an  optical  system  has  been  added 
in  which  the  diffraction  pattern  formed  on  a  fluorescent  screen  is  amplified  by  an 
image  intensilier  and  then  viewed  with  a  low  light  level  television  (TV)  camera  so 
that  diffraction  patterns  from  regions  less  than  20  A  in  diameter  can  be  recorded  as 
single  frames  of  a  video  tape  recording,  i.e.  at  the  rate  of  30  patterns  s'‘,  or 
photographed  from  a  TV  display  screen  in  a  fraction  of  a  second.  Thus  it  has  been 
possible  to  record  diffraction  patterns  from  very  small  (15  A)  individual  gold 
particles  or  from  individual  small  areas  within  larger  gold  particles. 

If  an  objective  aperture  of  10  or  20  gm  diameter  is  used  in  the  STEM  instrument 
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in  order  to  obtain  reasonably  small  diffraction  spots  such  as  those  shown  in  Figs.  3- 
5,  the  resolution  of  the  image  formed  when  the  electron  probe  is  scanned  over  the 
specimen  is  necessarily  limited  to  about  15  or  10  A  respectively.  This  gives  fuzzy  low 
contrast  images  of  the  small  gold  particles.  The  procedure  adopted  was,  therefore,  to 
obtain  a  high  resolution  image  with  a  large  (60  pm)  objective  aperture  (Fig.  3(a)),  to 
stop  the  beam  at  a  point  on  a  small  crystal  (indicated  by  a  marker  on  the  display 
screen),  to  insert  a  small  objective  aperture  to  obtain  the  convergent  beam 
microdiffraction  pattern  (Fig.  3(b))  and  then  to  record  the  image  using  the  same 
small  objective  aperture  in  order  to  ensure  that  within  the  resolution  of  the  low 
resolution  image  formed  no  relative  movement  of  the  beam  and  the  specimen  had 
resulted  from  the  change  of  apertures  or  from  the  drift  of  the  specimen.  Alternatively 
the  sequence  of  operations  could  be  reversed. 


tb) 

Fig  3  (a)  Bright  held  STEM  image  of  a  ihia  polyesier-Au  film;  (b)  three  microdilTraction  patterns 
obtained  as  the  beam  is  traversed  across  the  30  A  diameter  particle  ended  in  the  image. 


For  relatively  thick  (200-300  A)  Au-AKOj  and  Au-polyester  films,  the  STEM 
images  show  evidence  of  a  high  concentration  of  gold  particles  but  the  very  strong 
phase-contrast  “noise”  fr'jm  the  amorphous  embedding  material  prevented  any 
clear  high  resolution  imaging  of  the  shapes  or  details  of  the  gold  particles  (see  Fig. 
4(a)).  Even  so,  microdiffraction  patterns  from  the  gold  particles  were  readily 
obtained,  showing  clear  evidence  of  their  crystallinity  and  in  many  cases  of  their 
multiple-twin  structure  (Figs.  4(b)  and  4(c)). 
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Fig.  4,  (a)  Bright  field  STEM  image  of  a  thick  polyester-Au  film  with  a  strong  background  of  phase- 
contrast  noise  due  to  the  amorphous  polyester  film,  lb)  microdiffraction  patterns  from  individual  gold 
particles  50  A  or  less  in  diameter  showing  clear  evidence  of  multiple  twinning 

For  thin  Au-polyester  films  much  clearer  images  of  the  gold  particles  could  be 
obtained  (F<g.  3(a))  and  a  less  ambiguous  correlation  of  diffraction  patterns  with 
particle  images  was  possible. 

The  observations  of  diffraction  patterns  from  individual  gold  particles  may  be 
summarized  as  follows. 

( 1 )  For  relatively  large  particles.  50-l(X)  A  in  diameter,  the  diffraction  patterns 
usually  showed  clear  evidence  of  multiple  twinning,  giving  complicated  patterns  of 
spots  such  as  those  shown  in  Fig.  5(a),  which  resemble  one  of  the  patterns  predicted 
by  Yang  et  al.'*  for  a  decahedral  particle. 

(2)  Some  particles  gave  patterns  explainable  in  terms  of  simple  f.c.c.  untwinned 
crystals  such  as  those  shown  in  Fig.  5(b). 

(3)  Many  small  particles  gave  patterns  containing  spots  from  crystallites  in  at 
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least  two  twinned  orientations  plus  continuous  streaks  of  considerable  intensity  (see 
Fig.  5(c))  such  as  could  be  attributed  to  planar  faults  (or  twin  planes)  which  occupy  a 
relatively  large  fraction  of  the  particle  volume. 

(4)  Pairs  or  triplets  of  spots  were  frequently  observed  (Figs.  3(b)  and  5(d)).  As 
the  beam  is  moved  from  one  side  of  a  crystal  to  the  other,  each  pair  or  triplet 
coalesces  into  a  strong  central  spot  and  then  separates  again  into  a  pair  or  triplet, 
usually  with  a  rotation  of  the  group.  These  splittings  of  the  spots  are  a  consequence 
of  interference  effects  occurring  within  a  coherent  convergent  incident  beam  which 
will  be  described  in  a  subsequent  publication.  They  should  not  be  interpreted  as 
primarily  due  to  structural  features  of  the  gold  particles. 


Id)  (e)  (f) 

Fig.  5,  Microdiffraciion  patterns  from  small  gold  particles  showing  the  multiple  orientations  expected 
from  the  multiply  twinned  models  of  their  structure  (in  (a)  and  (b))  and  the  doubletsif )  and  triplets  ((d)  and 
(e))  of  spots.  Patterns  (d)  and  (e)  were  obtained  from  opposite  sides  of  the  same  particle.  The  pattern  (c) 
comes  from  an  apparently  unt  .vinned  crystal 


The  detailed  interpretation  of  the  diffraction  patterns  in  tern's  of  particle 
structure  and  the  comparison  with  the  predictions  from  the  proposed  multiple-twin 
models  is  a  matter  for  detailed  study  and  future  publication.  However,  the 
conclusion  which  can  be  drawn  immediately  is  that  a  higher  proportion  of  the 
crystallites,  including  the  very  small  ones  (less  than  30  A  in  diameter),  have  a  multiply 
twinned  structure  in  both  the  Au-AKOj  and  Au-polyester  preparations. 

4.  DISCUSSION 

The  r.f.  sputtering  of  gold  combined  with  Al  ,03  or  with  EKONOL  polyester 
has  pioduced  tilms  with  small  gold  particles  finely  dispersed  in  two  completely 
different  non-conducting  matrices  These  dispersions  contain  a  high  proportion  *'•( 


214 


R.  A.  ROY,  R.  MISSIIiR,  J.  M.  COWLEY 


particles  smaller  than  those  found  in  discontinuous  epitaxial  deposits  on  single- 
cjystal  substrates^  '"  or  sol  particles  formed  in  colloidal  solutions',  it  is  of  interest 
that  despite  the  difl'erence  in  growth  method  and  environment  the  particles  prepared 
in  the  present  study  are  similar  to  those  made  by  other  methods.  The  growth  of  the 
gold  particles  during  sputtering  is  subject  to  several  factors.  In  the  r.f.  plasma 
positive  argon  ions  strike  the  target  and  eject  atoms,  ions  or  clusters  of  the  target 
material  into  the  vapor  phase.  When  those  vapor  species  deposit  at  the  substrate 
they  experience  a  fast  quenching  rate  of  the  order  of  10"  K  s"',.  Additionally, 
electron  and  ion  bombardment  of  the  growing  film  surface,  both  of  which  are  highly 
dependent  on  preparation  conditions,  can  alter  the  adatom  surface  mobility  and  in 
turn  the  nuclcation  and  growth  processes.  These  properties  can  be  manipulated  to 
produce  amorphous  films  from  material  generally  crystalline  such  as  AljO.,.  CdTc, 
Fc-B  alloys  and  others. 

The  fact  that  the  gold  particles  formed  from  co-sputtcring  experiments  exhibit 
multiply  twinned  structures  even  in  such  a  highly  non-equilibrium  process  may  be 
interpreted  in  dilTercnt  ways,  it  has  been  noted  earlier  that  model  calculations 
predict  that  such  arrangements  of  atoms  arc  stable  for  particles  containing  several 
thousand  atoms  or  fewer'®"'’.  By  simple  calculation  it  can  be  shown  that  a  40  A 
gold  sphere  contains  about  1800  atoms.  Thus,  the  smaller  particles  (less  than  or 
equal  to  40  A)  in  the  composite  films  which  arc  multiply  twinned  arc  well  within  the 
size  range  for  which  such  a  structure  has  been  calculated  to  be  stable.  Hence  the  fact 
that  even  particles  formed  in  a  highly  mctastablc  process  such  as  sputter  deposition 
have  this  structure  cun  be  interpreted  as  evidence  of  the  stability  of  the  multiply 
twinned  arrangement  with  respect  to  the  f.c.c.  arrangement.  However,  as  previously 
noted,  the  detailed  interpretation  of  the  STEM  difl’raction  patterns  of  the  sputtered 
gold  particles  requires  further  study  because  .several  novel  features  of  the.se  patterns 
can  be  understood  only  in  terms  of  unfamiliar  concepts.  However,  conclusions  ( 1  )- 
(4)  of  Section  .1  are  not  subject  to  uncertainty  for  this  reason.  The  complexity  and 
diversity  among  the  diffraction  patterns  obtained  for  the  dilTercnt  particles  indicates 
directly  that  no  single  structure  type  is  present.  Nor  does  the  type  of  pattern  appear, 
to  be  related  to  the  size  of  the  particle  over  the  15  100  A  size  range  studied.  The  fact 
that  dilTercnt  structures  appear  to  be  present  in  particles  of  the  .same  si/e  may  well  be 
the  result  of  the  complexity  of  parameters  in  the  sputtering  process.  In  addition,  the 
insulating  matrix  surrounding  the  gold  particles  should  have  an  influence  on  their 
growth  and  resulting  structure. 

5.  SUMMARlZtNO  REMARKS 

Very  small  gold  particles  were  prepared  by  co-sputtering  gold  with  insulating 
materials  which  served  to  disperse  it  into  islands  during  film  growth.  By  variation  of 
the  amount  of  insulator  codepositing  with  the  gold  on  the  substrate  the  average  size 
of  the  gold  particles  was  varied.  Particles  1 5-100  A  in  diameter  were  studied  using  a 
STEM  instrument  equipped  with  an  optical  analyzer' ^  The  fine  structure  of  these 
particles  was  probed  using  diftraction  modes  which  revealed  a  complex  ;.nd  varied 
structure  in  the  different  particles.  Our  preliminary  analysis  showed  that  a  large 
proportion  of  the  particles  ha\c  a  multiply  twinned  structure  similar  to  that  of  small 
gold  particles  grown  by  other  methods. 
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Abstract 

By  use  of  an  optical  analyser  system  attached  to  a  scanning  transmis¬ 
sion  electron  microscopy  (STEM)  Instrument  it  is  possible  to  obtain  micro- 
diffraction  patterns  from  specimen  regions  Inm  or  less  in  diameter. 
Patterns  have  been  obtained  from  gold  particles  2  to  5nm  in  diameter  formed 
in  thin  near-amorphous  supporting  films  by  co-sputterlng  with  polyester  or 
alumina.  The  diffraction  patterns  show  evidence  of  the  multiple  twinning 
on  (111)  planes  which,  has  previously  been  observed  in  larger  gold  particles 
formed  by  other  rrethods.  Diffraction  patterns  calculated  for  small  regions 
of  crystal  including  a  twin  plane  show  agreement  with  the  observed 
patterns.  A  splitting  of  the  diffraction  spots  which  occurs  frequently  is 
the  result  of  using  a  coherent  convergent  Incident  beam  for  diffraction 
from  a  finite  crystal. 

•  Introduction 

The  high  brightness  of  tdie  cold  field  emission  gun  used  in  dedicated 
STEM  Instruments  allows  relatively  high  beam  currents  to  be  concentrated  In 
the  small  focussed  probe  incident  on  the  specimen.  On  any  detector  plane 
following  the  specimen  a  convergent  beam  electron  diffraction  (CBED) 
pattern  is  formed  of  the  specimen  area  irradiated  by  the  incident  beam.  The 
number  of  electrons  per  second  in  the  beam  is  sufficient  to  give  a  clear 
diffraction  pattern  with  high  signal-to-noise  ratio  for  electron  beam 
diameters  of  less  than  Inm.  Given  an  efficient  and  convenient  means  for 
viewing  and  recording  these  electron  microdiffraction  patterns  an  important 
new  ooRponent  is  added  to  the  armory  of  electron  optical  techniques  used 
for  attacking  the  problems  of  understanding  the  solid  state  of  matter  on  a 
scale  approaching  that  of  interatomic  distances.  Direct  photographic 
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recording  o£  microdiffraction  patterns  is  nornally  not  feasible  because  the 
presence  of  photographic  nvaterials  in  the  system  degrades  the  excellent 
vacuum  (better  than  10  torr)  normally  attainable.  Hence  other  forms  of 
two-dimensional  detector  system  have  been  investigated. 

To  our  HB5  STEM  instrument  we  have  added  an  optical  analyser  system 
(Cowley,  1980)  which,  •  among  other  things,  allows  the  microdiffraction 
patterns  to  be  seen  clearly  and  recorded  in  a  siuall  fraction  of  one  second. 
If  desired  the  TV  invages  of  these  patterns  may  be  recorded  on  video-tape 
and  played  back  so  that  individual  patterns  may  be  recorded  at  the  rate  of 
30  per  second. 

Recently  the  manufacturer  (VG  Microscopes  Ltd.)  has  provided  a  system 
of  two  post-specimen  lenses  as  an  addition  to  our  Instrument.  These  allow 
the  diffraction  pattern  to  be  expanded  or  contracted  by  any  desired  factor 
before  entering  the  optical  system.  It  Is  therefore  possible  to  achieve 
the  most  favorable  compromise  between  resolution  in  the  diffraction  pattern 
(normally  limited  by  the  fibre  optic  plates  and  the  TV  raster)  and  the 
pattern  intensity. 

For  neny  purposes  it  is  convenient  to  work  with  an  electron  beam  of 
diameter  l-2nm.  The  intensity  available  is  then  adequate  to  allow  rela¬ 
tively  weak  diffraction  spots  to  be  observed  without  difficulty.  The  size 
of  the  diffraction  spots  (inversely  proportional  to  the  beam  diameter)  is 
such  that  for  the  crystal  unit  cell  dimensions  commonly  encountered 
(0.3-lnm)  the  individual  spots  are  well  separated  and  clearly  defined. 
Also  the  complications  due  to  the  coherence  of  the  incident  beam,  which 
conus  from  what  is  effectively  a  point  source,  are  not  as  severe  as  in  the 
case  of  very  small  beam  diameters  although,  as  we  shall  see,  these  compli¬ 
cations  are  present  to  some  extent. 
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Using  beams  of  this  size  we  have  carried  out  a  number  of  systematic 
investigations  which  demonstrate  the  value  of  the  microdiffraction  tech¬ 
nique.  Extended  studies  have  been  made  of  the  structure  and  epitaxial 
relationship  of  thin,  near-amorphous  layers  of  oxide  formed  on  chromium  and 
chromium-iron  alloys  (Watari  and  Cowley,  1981).  Mso  a  detailed  investi¬ 
gation  has  revealed  interesting  detail  of  the  structures  of  small  gold 
particles  1  to  5nm  in  diameter  which  are  of  interest  in  relation  to  the 
catalytic  properties  of  finely  dispersed  metals. 

In  the  present  paper  we  use  the  results  of  this  latter  investigation 
to  illustrate  some  of  the  practical  considerations  which  arise  when 
diffraction  methods  are  extended  to  the  study  of  such  extremely  small 
specimen  volumes,  often  containing  fewer  than  1000  atoms. 


Experimental 

Thin  films  containing  small  gold  particles  were  nado  by  co-sputtering 
gold  with  either  alumina  or  polyester  (Roy  and  Cowley,  1981).  Sputtering 
with  alumina  took  place  in  an  atmos{*ere  of  oxygen  and  argon  (20  mTorr 
partial  pressure  of  each)  and  the  gold  content  of  the  films  was  varied  by 
varying  the  relative  areas  of  gold  foil  and  the  alumina  film  exposed  to  the 
discharge.  The  sputtered  films  were  collected  either  on  carbon  supporting 
films.  For  the  sputtering  with  polyester  an  atmosj^ere  of  argon  was  used 
and,  in  soma  cases,  the  films  were  formed  on  sodium  chloride  crystals  which 
were  then  dissolved  so  that  the  films  could  be  collected  on  copper  micro¬ 
grids.  The  films  formed  on  carbon  supports  were  estimated  to  have  a  thick¬ 
ness  of  20-30nm.  Those  on  the  sodium  diloride  were  probably  around  5nm 


thick. 


The  films  were  examined  by  X-ray  diffraction  and  using  conventional 
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transmission  electron  microscopy  (TEM)  and  selected  area  electron  diffrac¬ 
tion.  Those  methods  gave  no  clear  evidence  as  to  the  state  of  crystal¬ 
linity  of  the  gold  since  the  diffraction  patterns  showed  only  diffuse 
haloes. 

In  the  HB5  STEM  instrument  with  its  attached  optical  system  the  gold 
particles  were  seen  in’  bright  field  images  to  be  1  to  lOnm  in  diameter. 
Dark  field  images  suggested  a  crystal  size  of  the  same  order  of  nagnitude. 
The  supporting  films  of  alumina  and  polyester  appeared  to  be  amorphous. 

Microdiffraction  patterns  were  obtained  with  an  objective  aperture 
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size  of  lOum  giving  an  incident  beam  convergence  angle  of  3X10  radians  so 
that  for  lOOkV  electrons  the  beam  size  at  the  specimen  was  about  l.Snm.  The 
diffraction  pattern  was  formed  on  a  fluorescent  screen,  amplified  by  an 
image  intensifler,  imaged  in  the  optical  system  and  viewed  with  a 
low-light-level  TV  camera.  The  diffraction  patterns  were  recorded  by 
photographing  the  TV  display  directly  using  exposure  times  of  or  ^  sec. 
Alternatively  the  patterns  were  recorded  on  video-tape,  played  back  one 
frame  at  a  time  and  recorded  on  the  analog  memory  of  a  Vlstascan  image 
converter  and  then  read  from  this  memory  on  to  the  photographic  cathode  ray 
tube  Incorporated  in  the  HB5  console. 

A  direct  correlation  could  be  made  between  the  microdiffraction 
pattern  and  the  bright-field  STEM  image  if  the  central  spot  in  the  diffrac¬ 
tion  pattern  was  placed  over  a  small  mirror  in  the  optical  system  which 
reflected  the  light  to  a  photomultiplier.  When  a  raster  scan  was  applied 
to  the  beam  an  image  of  the  specimen  was  formed.  The  beam  could  be  stopped 
at  any  point  of  the  image,  indicated  by  a  marker,  and  the  diffraction 
pattern  from  that  point  could  be  recorded. 

If  the  same  objective  aperture  was  used  for  the  image  as  for  the 


diffraction  pattern,  the  image  resolution  could  not  be  better  than  the  beam 
diameter  used  for  diffraction.  Hence  a  sequence  of  operations  commonly 
used  was  to  obtain  a  high  resolution  (O.Snm)  image  of  an  area  of  the 
specimen  (fig.  1)  using  a  large  objective  aperture  (60gm),  then  insert  the 
lOjjm  aperture  and  record  the  same  field  of  view.  Then  the  beam  was  stopped 
on  any  chosen  crystal  to  record  its  diffraction  pattern.  Alternatively  the 
sequence  could  be  reversed  when  the  first  step  was  to  find  a  diffraction 
pattern  from  a  crystal  in  a  desired  orientation  or  displaying  interesting 
diffraction  effects. 

Observations 

The  microdiffraction  patterns  from  gold  particles  showed  a  variety  of 
effects  illustrated  in  figures  2,  3  and  4.  Figures  2  and  4  were  obtained 
by  photographing  the  TV  screen  directly.  Figure  3  contains  patterns 
recorded  on  video-tape  and  replayed. 

In  many  cases  the  spot  patterns  could  be  attributed  to  single  crystals 
of  gold.  With  comparable  frequency,  the  patterns  showed  spots  from  several 
crystallites  in  twinned  orientations.  Bxpecially  for  the  smaller  particles 
(2-4nm  diameter)  there  were  often  continuous  streaks  along  some  of  the 
lines  between  diffraction  spots  (see  figs.  2  (b-d)  and  3(c)). 

By  using  the  variable  d.c.  offset  controls  on  the  beam  scan  it  was 
possible  to  move  the  beam  about  on  the  specimen  by  well-defined  amounts. 
In  this  way  it  was  possible  to  investigate  the  variation  of  the  diffraction 
pattern  as  the  beam  was  moved  over  a  gold  particle,  ^  For  large  gold 
particles  (5-lOnm  diameter)  clear  single  crystal  patterns  could  be  obtained 
from  several  different  areas  of  the  particle.  From  between  these  areas  two 
or  more  of  these  single  crystal  patterns  appeared  simultaneously,  often 
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with  the  streaking  between  the  spots,  as  the  beam  straddled  the  twin 

i 

boundary.  For  the  smaller  particles,  about  half  showed  only  one  single 
crystal  pattern.  The  rest  shov;ed  evidence  of  the  same  twinning  effects, 
with  the  twin  boundaries  occupying  a  correspondingly  large  proportion  of 
the  projected  area  of  the  particle. 

The  background  of  the  gold  spot  diffraction  patterns  had  a  mottled 
appearance,  which  was  especially  strong  for  the  alumina  supporting  films 
(figs.  2  (c)  and  (d))  and  for  the  thicker  jwlyester  films  with  carbon  film 
supports.  This  mottled  appearance  is  characteristic  of  the  scattering  from 
anwrphous  iraterials  and  arises  because,  wlien  the  volume  of  sample  illumi¬ 
nated  by  the  incident  beam  contains  only  a  few  hundred  atoms,  the  averaging 
over  mny  atom  configurations,  which  smears  out  the  scattering  into  diffuse 
haloes  in  nonnal  diffraction  patterns,  does  not  take  place. 

In  mny  cases  the  gold  diffraction  spots  showed  a  fine  structure, 
being  split  into  two  or  three  components.  For  example,  fig.  4  shows  two 
patterns  taken  from  opposite  sides  of  the  same  small  crystal  (about  4nm  in 
diameter).  As  the  beam  was  moved  across  the  crystal  the  spots  first 
appeared  as  split,  then  became  brighter  and  unsplit  and  then  split  again  in 
different  directions  as  the  beam  left  the  crystal.  As  will  be  discussed 
below,  Uiis  effect  has  been  shown  to  be  due  to  an  edge  diffraction  effect, 
common  to  all  finite  crystals  and  arising  from  interference  in  a  coherent 
convergent  incident  beam.  It  is  not  related  to  the  internal  crystal  struc¬ 
ture  and  so  may  be  omitted  from  our  initial  discussions. 


in  small  metal 


It  has  been  known  for  a  number  of  years  that  small  particles  of  face- 
centered  cubic  metals  often  have  a  multiply-twinned  structure.  Most  of  the 
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observations  have  referred  to  particles  5nm  or  more  in  diameter,  prepared 
from  colloidal  solutions  (Uyeda  et  al.  1973)  or  by  evaporation  on  single 
crystal  supports  which  induce  a  certain  amount  of  well-defined  preferred 
orientation  through  epitaxial  growth  (Ino  and  Ogawa,  1967;  Allpress  and 
Sanders,  1967;  Vagi  et  al.  1975;  Heinemann  et  al,  1979).  These  studies 
have  nrade  use  of  the  techniques  of  high  resolution  TEM,  dark-field  TEM, 
selected  zona  dark  field  Imaging,  weak  beam  thickness  fringe  imaging, 
Imaging  of  moire  patterns  and  selected  area  electron  diffraction. 

The  picture  which  emerges  is  that  particles  of  two  different  sorts 
tend  to  form  as  a  result  of  multiple  cwlnning  on  the  close-packed  (111) 
planes.  The  (111)  planes  form  the  boundaries  of  tetrahedrally  shaped 
crystallites.  Five  such  tetrahedra  may  be  joined  together  with  a  twin 
relationship  between  them  to  form  a  decahedral  particle.  If  the  angle 
between  the  tetrahedron  faces  were  72®,  the  five  tetrahedra  would  fit  in  a 
pentagonal  arrangement  around  a  common  edge  (In  a  (110)  direction)  with  no 
strain  or  gaps  at  the  interfaces.  Since,  however,  the  angle  between  the 
tetrahedral  faces  is  70.5®  It  is  necessary  to  postulate  some  means  for 
accommodating  this  misfit  so  that  the  unlikely  alternative  of  one  or  more 
thin  wedge  shaped  gaps  between  the  tetrahedra  is  avoided. 

Similarly  twenty  tetrahedra  can  be  fitted  together  with  multiple 
twinning  relationship  to  form  icosahedral  particles  with  only  a  small 
degree  of  misfit  to  be  accounted  for.  The  observations  suggest  that  most 
of  the  multiply  twinned  particles  are  either  decahedral  or  icosahedral  in 
form,  although  some  imperfectly  formed  particles  of  either  type,  with  a  few 
tetrahedra  missing,  have  been  observed  on  occassion. 

It  has  been  proiX)sed  (Heinemann  et  al  1979;  Vacaman  et  al.  1979)  that 
the  metal  lattice  is  uniformly  distorted  from  the  face-centered  cubic  form 


to  either  body-centered  othorhoinbic  or  rhombohedral  to  accoiwnodate  the 
misfit  between  the  tetrahedral  crystallites.  This  proposal  appears  to 
account  very  well  for  the  available  observations  by  diffraction  and  imaging 
methods.  On  the  other  hand  it  has  been  observed  that  in  some  relatively 
large  particles,  dislocations  are  present  which  could  alleviate  the  overall 
strain  of  the  lattice ‘by  localizing  the  misfit  distortion  (Marks,  et  al 
1979) . 

Several  authors  have  nade  model  calculations  which  suggest  that  for 
very  sitall  particles  containing  only  a  few  hundred  atoms  the  multiply 
twinned  form  may  be  more  stable  than  the  untwinned  form.  {Allpress  and 
Sanders  1967;  Fukano  and  Wayman,  1969;  Ino,  1969).  It  is  therefore  of 
considerable  interest  to  determine  whether  the  multiply  twinned  form  is 
present  for  crystals  smaller  than  the  50  %  size  vvhich  has  been  tlie  lower 
size  limit  In  most  investigations.  Also,  since  the  influence  of  a  crystal 
substrate  used  for  epitaxial  growth  of  the  crystallites  has  usually  been  a 
major  factor  in  both  the  experimental  work  and  the  theoretical  analysis,  it 
Is  of  interest  to  study  Uie  particles  formed  by  sputtering  for  which  no 
influence  of  a  substrate  is  relevant.  A  further  question  to  bo  born  in 
mind  is  the  possibility  that  the  faults  or  strain  in  the  crystallites 
associated  with  tlie  twinning  may  have  some  relevance  for  the  catalytic 
activity  of  small  metal  particles. 


’ti\e  geometry  of  multiple  twinning 

The  geometric  relationship  of  crystallites  twinned  on  (111)  planes  is 
reflected  In  the  diffraction  patterns  as  Illustrated  in  figure  5.  Figure 
5(a)  represents  the  spot  pattern  produced  with  an  incident  beam  in  the 
(025)  direction.  If  there  Is  twinning  on  a  (Ill)  plane,  parallel  to  tlie 
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lino  drawn  In  fig.  5(b),  the  line  of  n(Ill)  spots  will  be  common  to  both 
lattices  and  so  will  be  every  third  row  of  spots  parallel  to  this  one.  On 
the  intermediate  lines  of  spots  there  will  be  the  characteristic  appearance 
of  pairs  of  spots  separated  by  one  third  of  the  Ill  spot  spacing.  This 
configuration  is  clearly  visible  in  figs.  2(a),  2(b)  and  3(a).  If  there  is 
a  second  twinning  on  -another  of  the  (111) -type  planes  the  pattern  will 
becorro  more  complicated,  as  in  fig.  5(c)  where  the  twinning  is  on  tlie  (111) 
plane  of  the  original  lattice,  or  in  fig.  5(d)  where  there  is  twinning  on 
the  (Ill)  plane  of  the  new  lattice  of  fig.  5(b).  Several  features  of  these 
predicted  spot  configurations  are  visible  in  the  patterns  reproduced.  There 
are  now  two  intersecting  sets  of  the  lines  of  doubled  spots,  shown  in  fig. 
5(b),  forming  characteristic  large  diamond  shapes.  These  are  visible  in 
the  patterns  of  figs.  2(c),  2(d),  3(a)  and  3(b).  There  are  characteristic 
close  groups  of  three  spots,  one  200-type  and  two  Ill-type,  which  appear 
strongly  in  fig.  3(a). 

Another  clear  indication  of  a  doubly  twinned  configuration  is  the  near 
alignment  of  a  111-type  spot  and  a  220-type  spot.  This  is  indicated  by  the 
dotted  line  in  fig.  5(c)  and  is  clearly  visible  in  the  horizontal  direc¬ 
tion,  particularly  to  the  right  of  the  central  spot,  in  figs.  3(a)  and 
3(b). 

Hence  it  may  bo  concluded  that  for  the  particles  giving  figs.  2(c), 
2(d)  and  3(a-c)  there  are  at  least  two  twin  planes  within  the  area  illumi¬ 
nated  by  the  incident  beam.  Tliis  is  consistent  with  either  a  decahedral  or 
an  icosahedral  model  for  Ujo  particles. 

Further  evidence  for  the  decahedral  model  is  provided  by  the  penta¬ 
gonal  outlines  for  some  of  the  particles  seen  In  the  bright  field  STEM 
images  such  as  figure  1. 


11 


streaking  in  microdiEEraction  patterns. 

It  is  generally  true  that  planar  discontinuities  in  crystals  will  give 
rise  to  continuous  streaks  in  diEEraction  patterns,  perpendicular  to  the 
plane  oE  the  discontinuity.  The  streaking  observed  in  the  microdiEEraction 
patterns  o£  gold  may  be  attributed  to  this  cause  since  the  streaks  are 
usually  perpendicular  to  identiEiable  twin  planes.  However  it  is  not 
immediately  obvious  that  twin  planes  can  be  said  to  represent  discontinui¬ 
ties  in  the  lattice  when  we  are  considering  diEEraction  Erom  such  a  small 
region  that  the  total  number  oE  planes  oE  atoms  parallel  to  the  twin  plane 
may  be  between  5  and  10. 

All  oE  our  preconceived  ideas  on  streaking  in  diEEraction  patterns  due 
to  twinning  come  Erom  theory  and  experiment  reEerring  to  very  large  numbers 
o£  twin  planes  distributed  at  random  or  according  to  some  probability  law 
through  a  large  volume  o£  crystal  (see,  Eor  example,  Cowley  1981).  For  such 
cases  the  streaking  occurs  on  the  double-spot  lines  o£  Eig.  5(b)  but  not  on 
the  line  o£  spots  through  the  origin  or  every  third  line  parallel  to  this. 
The  streak  intensity  is  high  around  the  positions  o£  tl^e  sharp  spots  and 
falls  oEE  rapidly  away  from  tliem.  The  streak  is  strong  in  between  the  sharp 
spots  only  if  there  is  a  very  high  probability  Eor  twinning  i.e.  i£  twin¬ 
ning  occurs,  on  the  average,  at  distances  o£  only  a  few  planar  spacings. 

The  streaking  observed  in  tlie  microdiffractlon  patterns  of  gold  is  not 
consistent  with  this  picture.  While  the  streaks  lie  along  the  double-spot 
lines,  as  expected,  their  Intensity  distributions  are  irregular,  with 
maxima  which  are  not  always  at  the  sharp-spot  positions  and  which  do  not 
show  symmetry  in  form  or  intensity  about  the  twin  planes. 

These  irregularities  of  the  streaking  nay  be  attributed  to  the  fact 
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that  only  a  small  number  of  planes  of  atoms  contribute  to  the  diffraction 
pattern  and  that  the  twin  plane  may  not  be  at  the  center  of  the  beam  so 
that  more  planes  are  illuminated  on  one  side  of  it  than  of  the  other. 

In  order  to  confirm  that  the  observations  are  consistent  with  this 
picture  we  have  calculated  the  intensity  distributions  along  the  lines  of 
the  streaks  to  be  expected  for  a  few  representative  cases. 

We  take  as  our  model  the  arrangement  of  atoms  about  a  (111)  twin 
plane,  viewed  along  the  [110]  direction,  illustrated  in  the  insert  of 
figure  6,  The  atom  positions  may  be  represented  by  the  function 

-  n  m  ;»  1 

I  6  {£  +  s  (^  +  c) }  +  I  6  {£  +  t(|-  -  c) }  ^  I  6  (r  -  pa) 
s=0  t=0  J  p 

where  tlie  horizontal  and  vertical  periodicities  have  been  assumed  to  be  a 
and  c  and  we  have  taken  n  planes  of  atoms  on  one  side  and  m  planes  on  the 
other  side  of  the  twin  plane. 

Fourier  transforming  this  to  give  the  diffraction  amplitude  leads  to 

’  n  m 

4'  (uv)  =  I  exp{2T'is(ua/3  +  vc)}  +  I  expl2nit{ua/3  -  vc)} 

_s=0  -  t=0 

-1  X  ^  5  (u  -  h/a) 
h 

where  u,  v  are  the  reciprocal  space  coordinates.  The  diffraction  intensity 
along  the  continuous  streaks  is  then  found  by  calculating'  1  4*  (v)  I  for 
u  =  h  =  3N  i  1  for  integral  N.  We  have  done  this  for  cases  with  n  =  m  and 
with  n  m.  To  take  account  of  the  fact  that  tiie  incident  beam  is  not 
sharply  defined  we  have  done  some  averaging  of  the  results.  This  elimi¬ 
nates  some  of  the  more  violent  oscillations  of  the  curves. 

In  figure  6  we  have  plotted  the  average  of  the  n  =  2,  m  =  4  and  the 
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n  =  3,  m  =  5  cases  (full  line)  and  alsb'‘thc?  average  of  the  n  =  m  =  2  and 
n  =  m  =  3  cases  (dashed  lino).  These  results  illustrate  the  general 
behaviour  of  the  intensity  distributions  which  follow  \>)hat  might  be 
expected  intuitively. 

For  the  symmetrical  cases  the  curve  is  symmetrical  about  the  mid  posi¬ 
tion.  When  the  number  of  planes  is  so  small  that  the  distinction  between 
the  f.c.c.  and  the  hexagonal  close  packing  is  not  well  defined  (and  it 
takes  three  planes  to  define  the  f.c.c.  sequence)  there  is  an  additional 
maximum  at  the  v  =  -^  position.  This  disappears  for  n  >  3. 

For  the  unsyntnetrical  case,  the  intensity  maximum  at  one  of  the  sharp 
.  1  2 

spot  positions  (v  =  j  or  •j)  is  narrower  and  higher  than  for  the  other.  For 
the  case  considered  neither  peak  is  very-  sharp  and  both  have  odd  bumps  on 
tliem. 

These  results  are  consistent  with  the  observations.  In  patterns  such 
as  figs.  2(b)  and  3(c)  it  is  seen  Lhat  the  intensity  maxima  along  the 
streaks  differ  in  sharpness  and  width  and  are  not  accurately  located  at  the 
sharp  spot  positions  of  fig.  5(b).  The  widths  of  the  maxiiiva  are  comparable 
with  Uiose  of  the  calculated  curves,  suggesting  that  the  numbers  of  planes 
involved  are  approximately  equal  to  those  assumed.  The  peak  at  v  =  ~  has 
been  observed  in  several  cases. 

Splitting  of  diffraction  spots 

As  illustrated  in  figure  4,  diffraction  spots  from  small  single 
crystal  regions  iiuay  be  split  into  two  or  three  relatively  sharp  components. 
This  effect  was  first  noticed  in  tlie  diffraction  patterns  of  the  small  gold 
crystallites  but  has  been  observed  also  for  small  crystals  of  f4g0  smoke  and 
for  a  number  of  other  specimens.  It  has  been  shown  to  occur  when  a 


u 

coherent  incident  convergent  beam  is  close  to  the  edge  of  a  crystal.  All 
spots  in  the  diffraction  pattern  are  split  in  the  same  way.  The  scaparation 
of  the  split  components  is  approximately  equal  to  the  diamaterr  of  the 
incident  beam  spot  in  the  absence  of  a  specimen.  The  incident  fc>G<ain  spot 
may  show  the  same  splitting  as  the  other  diffraction  spots. 

An  analysis  of  this  effect,  to  be  reported  elsewhere,  shows  that  it 
results  from  the  phase  factors  which  enter  into  the  diffraction  ainipHtudes 
as  a  result  of  the  relative  displacements  in  real  space  of  the  cronter  of 
the  electron  beam  and  the  center  or  edge  of  the  diffracting  crystal  . 

The  relevance  of  this  effect  for  our  present  considerations  Is  that  it 
complicates,  to  some  extent,  the  interpretation  of  the  di f fraction  patterns 
from  the  gold  microcrystals.  The  details,  of  the  intensity  dis  trllxi  tlon,  on 
the  scale  of  this  splitting,  cannot  be  Interpreted  without  corsiplet^  calcu¬ 
lations  taking  all  tliese  interference  effects  into  account,  floweveir,  since 
the  main  evidence  regarding  the  multiply  twinned  structure  of  t^ho  gold 
partic}os  relies  on  observations  of  intensity  variations  on  a  larger  scale 
than  this,  the  conclusions  we  have  reached  in  the  above  secction^  remain 
unaffected. 

Conclusions 

The  evidence  from  the  microdiffraction  patterns  suggests  tf^at  the 
multiply  twinned  structure  found  for  larger  particles  persists  for  parti¬ 
cles  of  diameter  as  small  as  2-3njn.  Approximately  half  of  the  parti  cles  in 
this  size  range  appear  to  have  this  structure,  tJae  remainder  bein^  near¬ 
perfect  single  crystals. 

The  diffraction  patterns  are  consistent  with  tlie  picture  of  an  inci¬ 
dent  beam  of  dianvater  about  l,5nm  illuminating  portions  o£  these  pa  cticles 


and  so  including  at  times,  especially  Cor  larger  particles,  only  perCect  | 

I' 

~'h 

crystal  regions  but  at  other  times  covering  one  or  two  twin  boundaries  and  | 

"4 

portions  oC  two  or  tiueo  twin-related  crystallites  so  that  the  patterns  | 

show  superimposed  spot  patterns  with  streaking  between  the  spots  and  t 

1 

perpendicular  to  the  twin  planes.  | 

There  is  fine  structure  due  to  the  sensitivity  of  the  intensities  to  | 

the  relative  positions  of  the  beam  and  the  scattering  centers  when  a  I 

j 

coherent  convergent  incident  beam  is  used.  This  complicates  the  interpre-  ] 

I 

tation  of  the  diffraction  effects  to  some  extent.  In  particular  it  makes  I 

it  difficult  to  give  immediate  answers  to  the  question  of  the  validity  of  ' 

the  model  which  proposes  that  the  crystal  lattice  within  the  crystallites  ; 

is  ui-»lformly  distorted  from  the  f.c.c.  structure,  \ 

i 

The  geometry  o£  the  diffraction  patterns  to  be  exixjcted  from  this  f 

model  has  been  worked  out  in  detail  by  Yang  et  al.  (1979).  They  shov-^ed  for  - 

example  that  the  (lll)-typo  and  (220) -type  spots,  which  are  shown  to  be  i 

almost  colinoar  in  figure  5(c)  based  on  a  twinning  of  undistorted  f.c.c,  " 

tetrahedra,  are  exactly  colinear  when  the  distortion  is  taken  into  account. 

In  patterns  such  as  figs,  3(a)  and  (b)  these  spots  appear  to  deviate 
slightly  from  the  straight-line  arrangement  but  this  deviation  lies  within 
the  range  of  uncertainty  due  to  the  inherent  spot  size  and  the  unknown  i 

effects  on  these  spots  of  Interference  from  adjacent  crystal  lx>undaries  or 
twin  boundaries. 

In  order  to  resolve  such  questions  it  may  well  be  necessary  to  improve 
the  accuracy  of  the  observations  and  to  Include  more  parameters  into  both 
the  specification  of  the  experimental  conditions  and  the  theoretical 
analysis.  One  possibility  which  appears  experimentally  feasible  is  to  vary 
the  degree  of  coherence  of  the  Incident  beam  in  a  controlled  way  so  that 
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the  importance  o£  the  position  sensitive  interCeronce  effects  may  be 
evaluated.  An  alternative,  v.-tuch  would  require  more  extensive  data  collec¬ 
tion  and  Uieoretical  analysis  but  would  give  a  more  complete  analysis, 
would  be  to  record  diffraction  patterns  on  video  tape  as  the  incident  beam 
is  scanned  slowly  in  a  two-dimensional  raster  over  a  snvall  particle. 

A  further  factor  complicating  the  interpretation  of  the  microdiffrac¬ 
tion  patterns  is  the  scattering  from  the  amorphous  3up[X)rting  film  which 
can  obviously  be  strong  for  films  10-20nm  U^ick  and  appreciable  oven  for 
very  thin  films,  especially  'A’hen  it  is  considered  that  in  a  coherent 
diffraction  situation  it  is  the  ^complex  amplitude  variations  due  to  the 
amorphous  support  wliicn  are  added  to  the  amplitudes  of  diffraction  from  the 
particle  being  investigated. 

It  is  clear  that  the  possibility  of  obtaining  microdiffraction 
patterns  from  nanometer-size  areas  on  a  routine  basis  can  be  very  valuable 
for  the  study  of  very  small  crystals  or  crystal  defects,  tt  is  also  clear 
that  there  are  complications  to  the  interpretation  of  the  data  winch,  while 
potentially  adding  to  the  amount  of  information  to  be  obtained,  will 
require  a  considerable  amount  of  study  botli  tl^eoretically  and 
experimentally  before  they  can  be  fully  exploited. 
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FI9.  6.  Cilcuittcd  Inttraity  distribution  slong 
tilt  doubit-spot  lints  of  fig.  5(b)  for  a  crystal 
nolon  with  n  plants  of  atoms  on  ont  sidt  of  a 
twin  plant  and  n  plants  of  atoas  on  tht  othtr 
sidt.  Hit  full  eurvt  Is  tht  avtrtM  for  tht 
casts  n  •  2,  n  >  4  and  n  ■  3,  «  •  5.  Tht  dashtd 
eurvt  Is  tht  avtragt  for  tht  casts  n  ■  m  ■  Tand 
n  •  ■  •  3. 
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Fig.  S.  Tht  gtomttry  of  diffraction  pattams 
fomtd  from  crystals  of  an  f.c.c.  nttal.  (a)  for 
an  untwinntd  crystal;  (b)  for  crystals  twinntd  on 
tht  (!u)  plant  Indicated  by  tht  lint;  (c)  for 
crystals  doubly  twinntd  on  plants  Indicated  by 
the  two  lints;  (d)  for  twinning  on  tht  two  planes 
Indicated,  ont  referring  to  tht  pattern  Indicated 
by  dots  and  tht  othtr  referring  to  tht  pattern  of 
crosses. 
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Abstract 

Non-crystalline  solid  (NCS)  films  in  the  Mg-Zn-0  system  have  been  pre¬ 
pared  over  a  wide  composition  range  by  sputtering.  For  pure  Mg-Zn  alloys  this 
range  is  expanded  and  shifted  away  fi'om  the.  narrow  eutectic  range  found  in 
alloys  quenched  from  the  liquid.  In  the  ternary  Mg-Zn-0  region  the  NCS  forpiation 
range  expands  further  as  oxygen  is  incorporated  in  the  films.  The  NCS  formation 
behavior  is  dependent  on  unique  aspects  of  vapor-to-solid  preparation.  Thermo¬ 
dynamic,  kinetic  and  structural  parameters  are  compared  with  liquid-quenched 
preparation  techniques. 


I.  Introduction 

The  pliysical  vapor  deposition  method  of  sputtering  has  been  used  to 
make,  non-crystalline  solid  (NCS)  films  from  a  variety  of  single-  and 
multi-component  systems^.  One  advantage  to  forming  NCS  materials  by  sputter¬ 
ing  is  the  fast  temperature  quench  rate  as  sputtered  material  deposits  at 
the  film  surface  from  the  vapor.  Moreover,  in  mul  1 1-component  syst  ems  ,  the 
compositional  range  over  which  NCS's  are  obtained  is  greater  for  vapor- 
deposited  materials  than  for  those  solidified  from  the  liquid  state.  This 
results  in  large  part  because  the  various  elements  are  brought  together  only 
at  the  growing  film  surface  where  the  rapid  quench  rate  prevents  phase 
separation. 

Materials  in  the  Mg-Zn  system  have  been  prepared  from  the  melt  by  rapid 

2  1 

quenching  techniques.  Both  Boswell  and  Calka  et  al.  found  that  NCS  thin 
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layers  could  be  obt.ained  over  the  Mg^^Zn  composition  range  0.68  <x<  0.75  j 

X  X 

which  is  centered  at  the  deep  eutectic  composition  x  =  0.72.  In  this  report 
we  have  prepared  Mg-Zn  sputtered  films  over  a  wide  composition  range  and 
compared  their  NCS  formation  behavior  with  these  previous  studies.  In  addition, 
we  have  examined  the  NCS  formation  in  Mg-Zn-0  ternary  composition  films  in 
\7hich  oxygen  is  Incorporated  during  sputtering  of  the  binary  alloy  components, 

II.  Experimental 

Mg-Zn-0  fili.^s  were  prepared  in  an  rf-diode  sputtering  unit  (Materials 
Research  Corpox'ation)  using  a  12.5cm  diameter  metallic  target  consisting  of  a 
Mg  disc  of  the  same  size  upon  which  a  2mm  thick* 2.5cm  wide  sector  of  Zn  was  , 

bonded.  Substrates  were  arr.nnged  underneath  the  target  such  that  they  lay 
lira  line  perpendicular  to  the  Mg-Zn  interface  in  the  tai'gct  (see  Fig\irc  1). 

In  this  manner,  the  composition  is  expected  to  vary  continuously  between  each 

-7 

substrate.  The  sputtering  cliambcr  was  evacuated  to  about  4-5  x  10  Torr 

before  each  test  and  the  film  substrates  vi?ere  placed  upon  a  licpiid  nitrogen 

cooled  substrate  liolder  directly  beneath  the  target  for  most  of  the  experiments. 

Tests  ranged  up  to  6  hovirs  and  the  films  obtained  \/ere  generally  between  3 

and  8iim  thick.  To  form  oxygen  containing  films,  O2  gas  was  leaked  in  at 

pressures  ranging  from  10  ^  to  10  ^''Torr  for  different  tests,  while  the  pressure 

-3 

of  the  predominant  sputtering  gas  (Ar)  was  maintained  at  ''^5  x  10  Torr.  The 
films  were  deposited  on  8  x  8ram  glass  slides  as  well  as  carbon  discs  and  aluminum 
pans  (for  direct  use  in  differential  scanning  calorimetry  experiments). 

III.  Results  and  Discussion 

Initial  tests  were  performed  without  the  liquid  nitrogen  cooled  substrate 
holder  with  x-ray  diffraction  done  on  several  series  of  films  deposited  .-it 


diffcreuL  power  levels  (see  Figure  2).  At  lOOW  rf-power  crystalline  Zn  and  Mg 
phases  are  observed,  as  well  as  several  intermetallic  compounds.  At  SOW  similar 
crystalline  peaks  occur  (see  Figure  2ci) ,  although  pure  Mg  appears  only  weakly 
crystalline.  Films  formed  at  25W  show  some  crystalline  Zn  and  no  other  crystalline 
phases  (Figure  2b).  These  results  show  that  the  formation  of  NCS  films  is  en¬ 
hanced  at  lower  rf-power  levels  which  is  apparently  related  to  the  correspondingly 
lower  substrate  temperatures  during  film  growth. 

When  the  substrates  were  cooled  using  liquid  nitrogen  (T^^^^^<-75‘^C)  ,  films 

were  deposited  onto  carbon  and  glaf^s  substrates.  Electron  microprobe  analysis 

was  done  for  each  set  of  films  using  the  carbon  discs,  and  x-ray  analysis 

was  performed  for  the  corresponding  glass  substrate  films.  The  results  for 

Mg-Zn  and  Mg-Zn-0  films  are  shown  In  Figure  3.  Tlic  crystalline  and  non- 

crystalline  phases  formed  are  shown  ns  a  function  of  overall  composition 

represented  by  the  ternary  diagram.  Tl  is  noted  that  the  NCS  range  for  the 

pure  metal  system  encompasses  about  30  at.%  as  compared  to  about  7  at.%  for 

splat  -  quenching  methods  and  is  shifted  away  from  the  NCS  range  observed  in 

splat  quenched  Mg-Zn  materials,  centered  at  the  deep  entectlc  at  x  =  .28, 

and  toward  more  Zn-rich  compositions.  The  area  of  NCS  formation  expands 

rapdily  from  the  pure  metallic  xone  as  small  amounts  of  oxygon  at.%)  are 

incorporated  in  the  films.  This  is  consistent  with  the  fact  that  gaseous 

impurities  such  as  oxygen  generally  reduce  the  mobility  of  atoms  at  a  growing 

4 

film  surface  and  thus  stabilize  the  films  from  ro-crystalliKatlon  .  Similarly, 

2 

Boswell  implied  that  minimization  of  oxygen  in  splat  quenched  samples  using  an 
inert  atmosphere  leads  to  a  reduction  in  the  NCS  formation  tendency. 

Also  of  interest  is  the  fact  that  the  films  that  are  stochiometric  oxides 
iue  apparently  crystalline  over  the  compositions  that  were  measured.  Although 


many  mult i-componont  oxide  sysLems  do  form  NCS  films  easily,  the  present  results 
are  not  unexpected.  It  is  known  that  MgO  can  not  be  made  non-crystalline  as 
readily  as  ZnO  by  sputtering^  and  that  ZnO,  with  a  crystallization  temperature 
of  75“100°C,  must  be  prepared  below  room-temperature  in  order  to  obtain  NCS 
films  .  Further,  tlie  equilibrium  binary  phase  diagram  for  MgO-ZnO  shows 
that  ZnO  is  soluble  in  the  MgO  structure  up  to  nearly  60%  ZnO  which 
is  greater  than  the  most  zinc-rich  composition  measured  in  the  pure  oxide 
films  in  the  present  study.  The  films  containing  about  40  at.%  oxygen 
are  shown  to  be  non-crystalline  at  the  zinc-rich  comiiositions  and  it  is  likely 
that  this  occurs  for  the  stoichiometric  oxide  system  near  the  ZnO  composition. 

Tlie  above  results  illustrate  that  kinetic  and  thermodynamic  barriers  to 

NCS  formation  in  1 Iquld-to-solld  techniques  arc  often  overcome  by  vapor-to- 

2  3 

solid  preparations  such  as  sputtering.  In  previous  studies  *  of  Mg-Zn  glass 
formation,  investigators  Look  advantage  of  the  low  temperature  at  the  deep 
eutectic  at  72  at  %  Mg  (see  Figure  4).  The  formation  of  NCS  alloys  here 
rests  largely  on  the  ability  to  cool  the  liquid  of  nuar-eutect ic  compositions 
to  below  .some  critical  temperature  before  crystalline  rearrangement  takes 


place.  However,  by  sputtering,  we  have  produced  oxygen-free  NCS  alloys  at 
connosil  Jons  far  removed  fromtlio  eutect  Ic  region  (65-35  at  %  Mg),  suggesting 


that  such  films  are  more  stable  than  those  formed  around  the  deep  eutectic, 
where  mixed  crystalline  and  non-crystalline  phases  were  obtained.  This 
difference  in  NCS  fonnatjon  beltavior  between  vapor  qucnced  and  liquid  quenched 


solids  obviously  results  from  the  different  quench  routes  to  the  final  room- 
temperature  solids  and  apparently  reflects  the  much  liigher  quench  rate  and 


solid  solubility  of  vapor-solid  transformations  on  the  one  hand  and  the 
final-state  temperature  of  tlie  solid  during  preparation  (room-temperature  for 
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liquid  quenched  alloys  ’and  possible  elevated  temperatures  for  sputter  vapor- 
deposition^  )  on  the  other  hand.  For  instance,  Calka  et  al.  have  shown  that 
near-eutectic  compositions  are  only  marginally  stable  at  room  temperature.  The 
relative  importance  of  kinetic  and  structural  Cactorson  NCS  formation  is  an 

important  question  which  remains. 

3 

Calka  et  al.  have  pointed  out  that  the  atomic  siiie  difference  of  the 
elemental  components  and  their  large  number  of  compounds  formed  indicate  a 
high  tendency  toward  NCS  fommtion.  Also,  anotlter  important  point  i.s  that 
■pliasu  separation  and  the  resultant  formation  of  polycrystalline  films  can  be 
greatly  reduced  by  the  introduction  of  small  amounts  of  oxygen.  Because  the 
film  growt.h  is  essentially  an  atom-by-atom  process,  small  amounts  of  "impurity" 
atoms  can  reduce  the  mobility  o'"  metallic  atoms  at  the  growing  film  surface  ,  thus 
preventing  botl>  segregation  and  crystallization.  These  factors  are  all 
reflected  in  the  wide  NCS  composition  range  obtained  with  the  addition  of 
5-8  at  1  oxygen  to  the  Mg-2.n  alloys.  Noro  importantly,  the  incorporation  of 
several  percent  oxygen  should  stabllLne  the  as-formed  NCS  film  to  subsequent 
re-crystallization  by  lowering,  the  mobility  of  tbe  Mg  and  Zn  atoms  within  tlud 
bulk  of  tlic;  film.  Thus,  the  addition  of  oxygen  is  expected  to  ouhance  both 
the  ability  to  form  NCS  films  and  the  temperature  stability  of  such  films.  A 
detailed  study  of  the  recrystallization  of  these  Hg-Zn  and  Mg-Zn-0  NCS  films 
will  be  reported  seperately. 

Acl.now]  edg.ement :  This  work  was  supported  by  the  U.S.  Army  Research  Office 
under  Contracts  Nos.  DAAG2‘J-78-0033  ;md  1)AAC29-80-0089 . 
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Figure  1:  Geometrical  relationship  of  target  and  film  substrates 
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Figure  A.  Mg-Zn  equilibrium  phase  diagram  showing  NCS  formation  regions  obtained 
by  splat  quenching  (SQ)  and  sputtering  onto  cooled  substrates  (SP) . 

The  effect  of  incorporation  of  several  percent  oxygen  is  shown  by 
indicating  the  range  in  terms  of  Mg/Zn  ratio  in  those  Mg-Zn-0  films. 


Appendix  G 

POLYMER  AND  POLYMER-METAL  FILMS  BY  rf-SPUTTERING 

INTRODUCTION 

In  recent  years  research  into  the  preparation  and  characterization  of 
polymer  thin  films  has  Increased.  Several  relatively  new  techniques  for 
polymer  preparation  have  been  employed  in  rese&rch  as  well  as  Industrial 
production.  These  methods  include: 

1)  solution  deposition  (1) 

2)  plasma  polymerization  (2-5) 

3)  vacuum  evaporation  (6-8) 

A)  sputter  deposition  (9-15) 

all  of  which  are  suited  to  producing  films  several  micrometers  thick  or  less. 
Additionally,  these  processes  have  been  modified  to  produce  films 
containing  both  polymer  and  metal  components  Such  films  are  of 

Interest  from  several  standpoints: 

1)  A  polymer-metal  composite  film  combining  desirable  mechanical  and 
electrical  properties  is  a  possibility. 

2)  Polymer-metal  films  could  be  used  as  precursors  for  materials  such  as: 

a)  a  microporous  polymer  film  formed  by  selective  etching 

of  the  metal  component 

b)  a  metal/metal>oxlde  sintered  film  formed  by  burning  the 

(18) 

polymer  component 

3)  Conduction  mechanisms  in  polymers  islght  be  better  understood  by 

(19) 

studying  the  behavior  of  composites  . 

In  the  present  study  we  have  set  out  to  produce  po3.ymer  and  polymer- 
metal  films  by  rf-sputterlng.  We  have  attempted  to  prepare  films  using  several 
representative  polymers  as  sources,  and  have  selected,  from  these^ suitable 
polymers  to  co-sputter  with  metals.  As  a  result  of  these  studies,  the  applicability  of  rf- 
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diode  sputtering  for  preparing  polymer  films  has  been  more  clearly  defined. 

EXPERIMENTAL 

Three  different  rf-sputterlng  units  trere  used  in  preparing  films.  The 
first  vas  an  MRC  model  SES-8632  (referred  to  as  "MRC"  system).  In  this  system 
a  central  shaft  ran  through  the  deposition  chamber  and  62. Scm  circular  substrate 
holders /shutters  could  be  attached  to  the  shaft.  The  shaft  could  be  rotated  so 
that  different  substrates  could  be  placed  sequentially  under  the  target  without  opening 
the  chamber  to  air.  The  second  system  consisted  of  a  Plasma-Therm  model  HFS-500C 
rf-generator,  MRC  rf-diode  sputtering  module,  and  a  CVC  diffusion  pump 
(referred  to  as  MRC/CVC  system).  This  unit  featured  a  liquid-cooled  substrate 
stage  which  could  be  raised  or  lowered  under  the  target  using  an  external  control 
knob,  thus  allowing  the  target-substrate  separation  to  be  varied.  A  third 
system  used  was  a  Perkin-Elmer  Randex  model  3140  unit  evacuated  by  a  Welch 
turbomolecular  pump. 
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RESULTS  AND  DISCUSSION 

A.  Bulk  Polymer  Sputtering 
1.  Results 

Since  the  only  polymer  films  made  by  sputtering  to  date  involved 
f luoropolymers,  PTFE  was  first  investigated.  Because  sputtering  is 
a  non— equilibrium  preparatlou  method,  and  thus  film  characteristics  and 
properties  are  highly  dependent  on  sputtering  conditions,  such  tests  are  not 
redundant  with  previous  literature In  addition,  polyethylene  (PE), 
polypropylene  (PP),  polyvinylchloride  (PVC),  polyvinylidene  fluoride  (PVDF), 

and  an  aromatic  polyester  (EKONOL*)  were  also  sputtered.  The  rationale  behind 


a-- 


the  selection  of  this  group  involved  selection  of  polymers  having  relatively 
simple  structures  but  displaying  widely  varying  elemental  composition  and 
physical  properties.  In  this  manner,  the  experimental  thin  film  formation 
might  be  related  to  the  polymer  type  of  the  bulk  precursor. 

a.  PTFE:  PIPE  targets  SOmm  diameter  and  10mm  thick  mounted  on  A1 

backing  plates  were  made  from  s  bulk  extracted  rod.  Initial  work  using  the 

MRC  system  Involved  experimental  variation  of  Ar  gas  pressure,  rf-power, 

and  substrate-target  separation  from  test  to  test.  Though  PTFE  can  be 

(14) 

sputtered  in  Its  own  self-generated  vapor,  Holland  et  al.  have  shown  that 
film  deposition  rates  are  higher  when  PTFE  is  sputtered  in  pure  Ar.  Films 
deposited  on  glass  slides  appeared  faintly  yellow  in  color  and  have  non- 
crystalline  x-ray  diffraction  patterns.  The  film  thickness  was  measured  using 
Tolansky-type  interferometer  (Varian  R-scope).  The  film  deposition  rate  was 
calculated  from  each  test  and  found  to  Increase  with  power  in  the  regime 
measured  and  to  increase  with  decreasing  target-substrate  separation.  The 
Racdex  sputtering  unit  was  then  used  to  prepare  additional  films  to  check 
Instrumental  variation  of  film  deposition  behavior.  This  time  additional 
glass  substrates  were  placed  upon  the  target  ground  shield  where  it  was 
obserfed  that  a  film  had  been  accumulating.  Deposition  rates  as  a  function  of 
power,  pressure  and  separation  are  shown  in  Figures 1-4. 

In  several  tests  film  was  collected  on  KBr  discs  and  analyzed  in  a 
Fourier  Transform  infrared  system.  The  spectra  (a  typical  one  shown  in 
Figure.  5)  were  nearly  Identical  in  all  cases  and  displayed  a  small  broad  peak 
between  1600  and  lISOcmT^  in  addition  to  the  large  absorbtlon  due  to  CF 
stretching  mode  at  1220cm  The  smaller  absorbtlon  was  apparently  due  to 
oxidation  of  the  polymer  film.  An  elemental  profile  analysis  of  a  sputtered 


FIFE  film  on  Cu  substrates  was  performed  using  Ion-Scattering  Spectrometry 
(ISS).  Film  profiles  obtained  in  the  top  A0-60nm  showed  no*  oxygen 
present.  The  apparent  discrepancy  between  IR  and  ISS  data  might  be 
due  to  slight  variations  in  the  sputtering  environment  during  the  different 
tests.  Alternatively,  the  IR  films  might  have  incurred  post-deposition 
oxidation  from  several  hours  exposure  to  ambient  conditions  before  IR  analysis. 
The  ISS  films  were  only  exposed  to  ambient  conditions  for  several  minutes. 
Nevertheless,  the  tests  showed  good  reproducibility  of  films  in  all  other 
respects. 

b.  PVDF:  A  51mm  dla.  x  3mm  thick  PVDF  target  was  made  from 
sheet  stock  of  the  high  purity  polymer.  During  most  PVDF  tests  the 
target-substrate  separation  was  2.Scm.  Both  MRC  and  CVC/MRC  units  were  used 
to  sputter*  PVDF.  During  initial  tests  films  of  30-50nm  were  obtained  after 
one  to  two  hours.  Indicating  deposition  rates  around  sX/mlnute.  When  tests 
were  performed  for  longer  periods  very  little  film  was  found  to  accumulate 
on  substrates  below  the  target.  To  determine  whether  film  re-sputtering  from 
the  substrate  was  occurring,  glass  slides  were  also  placed  upon  the  target 
ground  shield.  The  pressure  was  varied  from  25  to. 125  to  300mTorr  Ar  between 
tests  at  a  constant  power  of  25  watts.  Film  thickness  was  measured  using  a 
Talysurf  10  stylus  profllometer.  At  25mTorr  the  deposition  rate  was  about  iX/ 
minute  on  the  ground  shield  and  l/2X/mlnute  on  the  substrates  under  the  target. 

At  125  and  300mTorr  the  rate  was  about  l/2X/minute  for  both  ground  shield 
substrates  and  normal  substrates.  Though  tests  were  repeated  t%d.ce  with 
similar  results,  the  extremely  low  film  accumulation  rate  in  PVDF  tests  makes  it  hard 
to  make  conclusive  remarks.  One  explanation  is  that  film  re-sputtering  may 
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occur  In  all  cases  studied  with  the  effect  decreasing  at  higher  pressures.  ^ 

This  pressure  dependence  is  consistent  with  previous  re-sputtering  studies 
Moreover,  the  structure  and  composition  of  sputtered  films  could  not  be 
determined  for  lack  of  sample. 

The  most  serious  hlndrence  to  normal  rf-sputterlng  of  PVDF  may  be 
due  to  the  dielectric  properties  of  the  polymer.  By  an  unfortunate  coincidence, 
a  large  peak  in  the  dielectric  loss  occurs  with  its  center  at  10^  Hz  and  a 
value  of  tan  6  is  about  0.25  which  is  directly  proportional  to  the  energy 
absorbed  by  the  polymer  at  that  frequency.  Because  the  frequency  of  the 
rf-signal  during  sputtering  was  13.56  MHz,  the  PVDF  target  absorbed  the 

field  energy  causing  a  large  dielectric  heating  effect.  Indeed,  dielectric 

(21) 

heating  of  PVDF  has  been  used  to  determine  its  pyroelectric  coefficient  . 

t 

Even  in  tests  performed  at  AOW  power  the  PVDF  targets  (mp  ‘>'180°C)  softened 
and  dislodged  from  the  A1  backing  plates  after  about  1  hour.  This  suggests 
that  practical  rf-sputterlng  of  PVDF  is  at  least  limited  to  frequencies  well 
below  1  MHz. 


c.  PE,  PP,  PVC:  Polyethylene,  polypropylene,  and  polyvinylchloride 
sputtering  targets  51]in  diameter  and  3mm  thick  were  sputtered  in  the  (^C/MRC 
unit  at  power  levels  between  25  and  50W.  Although  a  stable  plasma  was  maintained 
during  all  initial  depositions,  target  degradation  was  noticeable  after  several 
hours  after  plasma  initiation  for  each  polymer.  Using  PVC,  the  target 
apparently  melted  after  one  hour  sputtering.  This  was  not  surprising  because 
the  softening  point  of  PVC  is  about  7S°C  and  this  temperature  could  easily  be 
reached  at  the  target  surface.  Initial  tests  involving  PE  and  PP  targets 

t 

oroduced  clear  films  about  200  to  SOOnm  thick.  The  films  obtained  were  not 


sufficient  to  do  extensive  characterization,  and  after  several  short  depositions, 
the  targets  detached  from  the  A1  backing  plates.  No  evidence  of  material  accumu¬ 
lation  on  the  ground  shield  or  elsewhere  In  the  sputtering  chamber  was  present. 

The  deposition  of  thin  films  underneath  the  PE  and  PP  targets  shows  that  some 
transfer  of  target  material  to  the  substrate  occurred,  but  the  manner  In 
which  the  films  formed  cannot  be  understood  without  longer  depositions  during 
which  mechanical  integrity  of  the  targets  is  maintained. 

d.  EKONOL:  The  final  polymer  selected  was  Ekonol,  an  aromatic 

polyester  based  on  p-hydroxybenzoic  acid.  It  is  highly  crystalline  and  stable 

to  600-700°C.  The  above  results  clearly  demonstrated  the  need  for  thermal 

stability  during  polymer  sputtering  and  it  was  reasoned  that  Ekonol,  like 

PTFE  (decomposition  'V'3S0°C)  had  a  clear  advantage  in  this  respect.  The  target 

was  made  from  a  8cm  diameter  6mm  thick. disc  of  the  polymer.  Initial  sputtering  tests 

produced  mechanically  stable  films  depositing  at  about  loR/minute,  except 

when  the  Ar  pressure  was  maintained  at  SmTcrr  in  which  case  the  films  peeled 

from  the  substrate.  Peeling  at  low  gas  pressures  is  commonly  found  for  both 
(22)  (23) 

metal  and  semiconducting  films  and  has  been  related  directly  to  a 
high  compressive  stress  and  indirectly  to  the  minimization  of  void  network 
structures  in  the  films. 

A  series  of  further  tests  was  done  to  correlate  Ar  pressure,  rf  power, 
and  target-substrate  separation  to  film  deposition  rate  in  order  to  maximize 
the  rate.  In  addition,  KBr  pressed  pellets  and  metallic  substrates  were  used 
for  IR  spectroscopy  and  dielectric  property  measurements,  respectively. 

Figures  6,  7  and  8  plot  deposition  rate  as  a  function  of  sputtering  para¬ 
meters,  and  show  maxima  in  rate  vs.  pressure  and  power.  Figure  9  compares 


the  bulk  Ekonol  IR  spectrum  with  the  spectrum  obtained  from  the  sputtered 
film  (Fig.  10).  Immediately  apparent  Is  the  loss  of  the  many  sharp  absorp¬ 
tion  peaks,  characteristic  of  the  bulk  polymer,  when  the  material  is 
sputtered.  The  sputtered  films  showed  a  characteristic  broad  absorption 
centered  about  1600cm  The  thin  film  spectra  suggest  an  entirely  amorphous 
and  possibly  degraded  polymer  Is  formed.  Moreover,  x-ray  diffraction  of 
sputtered  Ekonol  Invariably  showed  no  crystallinity.  However,  the  resistivity 
of  the  sputtered  films  remained  high  ('x^lO^^O-cm)  suggesting  that  the  films 
were  not  largely  degraded  chemically.  It  Is  likely  that  if  the  polymer 
became  carbonized  the  resistivity  of  the  films  would  approach  values  for 
a-C  ('^10  n-cm).  Moreover,  seml-quantitatlve  hydrogen  profiling  in  the  films 
was  done  by  Secondary  Ion  Mass  Spectrometry  (SIMS)  and  the  level  was  found 
to  be  comparable.  If  somewhat  lower  than  the  bulk  polymer.  Mass  spectra 
(a  typical  one  shown  In  Figure  11)  show  the  presence  of  hydrogen,  carbon,  and 
many  low  molecular  weight  hydrocarbon  species  but  no  oxygen.  Thus,  the 

sputtered  films  appear  to  be  amorphous,  hydrocarbon  derlvitlves  of  the 
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bulk  polyester,  having  comparable  resistivity  to  the  bulk  ('^'l0  n-cm). 

2.  Discussion  -  Polymer  Sputtering  Problems 

a.  Thermal  Stability:  The  difficulty  In  obtaining  sputtered  films 
using  PE,  PP,  PVC,  and  PVDF  clearly  shows  that  low  thermal  stability  can  be 
a  factor  limiting  the  applicability  of  rf-sputtering  to  a  wide  range  of 
polymers.  Two  physical  properties,  melting  temperature  (T^^  and  dielectric 
loss  (tan  5)  are  critical  variables  and  a  combination  of  low  T_  and  high  tan  5 

W 

In  the  rf  frequency  range  leads  to  target  softening  and  plasma  Instability 

during  sputtering.  In  the  case  of  PVDF,  the  maximum  dielectric  heating 

occurs  at  the  frequency  commonly  used  (13.56  MHz).  In  contrast  to  PVDF 

(T  =  160°C  and  tan  6  ■  0.25),  PTFE  haa  a  high  "melting  point"  (=350°C)  and 
m 
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low  loss  ('''10  at  lOMHz) .  Thus  PTFE,  a  f  luoropolyiner  not  greatly  dissimilar 

in  elemental  composition  to  PVDF,  can  be  sputtered  under  a  wide  range  of 

sputtering  conditions  giving  films  with  excellent  dielectric  properties 

similar  to  the  bulk  polymer.  Similarly,  Ekonol  (T  =  600°C,  tan  4  =  10  ^  at 

m 

IMHz)  can  be  sputtered  easily  to  give  reproducible  films,  although  some  chemical 
decomposition  occurs.  ^ 

b.  Chemical  degradation:  The  apparent  loss  of  oxygen  in  Ekonol 

sputtering  is  an  example  of  some  chemical  degradation  which  can  be  expected 

(24) 

to  apply  to  many  polymers  subjected  to  an  rf-plasma.  Yasuda  has  studied 
the  behavior  of  different  chemical  structure  types  in  an  rf-plasma.  He  found 
that  monomers  containing  aromatic  groups,  C«C,  -N-,  -S1-,  remain  stable  and 
easily  polymerize  in  the  plasma,  while  tnonomers  containing  -C*0,  -0-,  -OH,  and 
Cl  tend  to  decompose  in  the  plasma.  For  the  case  of  polymer  sputtering,  it  is 
reasonable  to  assume  that  sputtered  polymer  fragments  will  behave  similar  to 
monomers  having  the  same  chemical  groups.  Thus,  the  C-0-0  group  in  bulk 
Ekonol  apparently  should  be  unstable  in  the  plasma  leading  tn  decomposition  of 
fragments  containing  it.  Upon  decomposition,  oxygen  may  be  released  resulting 
in  oxygen -free  fragments  which  deposit  in  the  growing  film.  Thus,  the  SIMS 
data  shows  no  significant  oxygen  level  in  the  sputtered  films.  lu  general, 
the  functional  groups  present  in  the  bulk  polymer  may  determine  which  can  be 
sputtered  without  large  degradation  problems  in  a  similar  fashion  as  the 
monomer  structure  does  in  the  plasma  polymerization  studies  by  Yasuda. 

c  .  Deposition  Behavior : 

The  mechanism  of  film  formation  in  PE  and  PP  (hydrocarbon  polymers) 
by  sputtering  is  not  clear  because  of  lack  of  sample  material  and  data. 

It  is  possible  that  film  formation  results  from  plasma  polymerization  of 
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low  molecular  weight  fragments  or  monomers  evolved  from  the  targets  during 

(12) 

sputtering.  Tibbet  et  al.  have  proposed  this  two-step  process  of  film 
formation  for  PTFE  sputtering.  In  addition,  surface  heating  of  the  targets 
may  cause  evaporation  of  polymer  and  subsequent  film  formation. 

In  PVDF  and  PTFE  (fluorocarbon  polymers)  sputtered  films  accumula¬ 
tion  on  the  target  ground  shield  was,  in  general,  comparable  to  that  beneath 
the  target.  Several  processes  may  be  involved  in  film  formation.  First,  the 
deposition  of  polymer  fragments  on  surfaces  beneath  the  target  should  in  the 
simplest  case  f'^llow  a  cosine  law  distribution  with  the  largest  accumulation 
under  the  target  center  (Fig.  12a).  In  general,  the  rate  should  go  up  with 
increasing  power  and  decrease  at  high  pressures  due  to  increased  gas  phase 
scattering  of  polymer  material. 

Second,  formation  of  some  polymer  from  re-polymerization  of  fluoro¬ 
carbon  gas  evolved  from  the  polymer  target  is  generally  thought  to  occur  in 
PTFE  sputtering  (Fig.  12b) .  The  distribution  of  plasma  polymerized  film 
formed  in  this  manner  is  not  well  characterized  since  this  effect  has  not 
been  isolated  from  pure  sputter  deposition. 

Third,  the  effect  of  film  re-sputtering  may  have  several  origins 
(Fig,  12c).  If  a  negative  bias  develops  at  the  substrate,  this  may  be  suffi¬ 
cient  to  cause  Ar*^  bombardment  of  the  substrate  and  consequent  re-sputtering 
of  the  film.  Alternatively,  if  negatively  charged  particles  develop  at 
the  target,  they  will  be  accelerated  away  from  the  target  and  often  arrive 
at  the  substrate  with  sufficient  energy  to  cause  re-sputtering^^®\ 

The  fact  that  Figure  3  shows  a  maximum  in  PTFE  film  deposition  rate 
vs.  Ar  pressure  for  both  2SW  and  5QV  suggeats  that  more  than  one  process  is 


present.  The  initial  increase  in  deposition  rate  at  the  substrate  with 
pressure  may  be  attributed  to  increased  efficiency  of  target  sputtering  by 
Ar"*".  The  decrease  at  higher  pressures  may  be  caused  by  the  increased  number 
of  gas  phase  collisions  of  polymer  fragments  with  Ar.  At  lOmTorr  the  mean 
free  path  is  about  7inm  while  the  distance  the  sputtered  species  must  travel  to 
the  substrate  is  AOmm.  Thus,  at  pressures  above  SOmTorr,  where  the  mean  free 
path  is  less  than  2mm,  the  fragments  are  essentially  diffusing  through  the 
plasma  at  thermal  velocities.  This  increases  the  likelihood  of  polymer  decom¬ 
position  to  low  molecular  wt.  species.  This,  in  turn,  may  facilitate  increased 
plasma  polymerization  by  Increasing  the  concentration  of  active  species.  If 
the  film  formed  on  the  target  ground  shield  is  attributed  to  plasma  polymerized 
fluorocarbons,  it  can  be  seen  that  the  deposition  increases  and  levels  off  with  a 
slight  decrease  at  higher  pressures.  While  the  amount  of  polymer  arriving 
.at  the  substrate  is  sharply  reduced,  the  deposition  rate  at  the  ground  shield 
remains  high.  Presumably  at  higher  pressures  more  polymer  fragments  are 
decomposed  by  sustaining  more  collisions  and  are  re-polymerized  in  proximity 
to  the  ground  shield.  Finally,  it  should  be  noted  that  the  data  indicate  that 
film  re-sputtering  does  not  seem  to  play  a  major  role.  In  general,  the  re- 
sputtering  effect  should  be  larger  at  close  target-substrate  separations. 
However,  Figure  4  shows  that  ratio  of  film  formed  at  the  ground  shield 
to  the  substrate  decreases  as  the  separation  decreases,  just  the  opposite 
of  behavior  expected  for  film  re-sputtering.  However,  a  re-sputtering 
process  cannot  be  excluded  and  in  composite  polymer-metal  sputtering  there 
is  strong  evidence  for  this  phenomenon,.which  will  be  discussed  later. 
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In  summary,  for  both  FIFE  and  EKONOL,  conditions  favoring  sputter-  ' 

deposition  of  film  are  relatively  low  gas  pressure  (10-30mTorr  Ar)  and 

moderate  power  (SOW)  with  a  small  separation  (2-3an).  In  the  case  of  PTFE, 

the  fluorine  deficiency  commonly  found  in  sputtered  films^^^’^^^  decreases 

when  the  substrate  is  positively  biased,  presumably  from  attraction  of  F” 

(13)  (25) 

and  F*  radicals  in  the  plasma  .  Lehman  et  al.  showed  that  the  film 
deposition  rate  and  fluorine  content  in  sputtered  PTFE  films  Increased  with 
addition  of  20-40%  CF^  to  the  Ar  atmosphere.  This  they  attributed  to  film 
bombardment  by  F°  radicals  and  plasma  polymerization  of  CF^  gas.  Thus,  while 
the  sputtering  of  PTFE  presents  several  complications,  knowledge  of  the 
plasma  processes  allows  one  to  manipulate  the  operator  controlled  parameters 
to  obtain  the  best  films. 

.B.  Polvraer-Metal  Sputtering 

The  polymer-metal  co-sputtering  experiments  were  designed  to  make 
films  containing  an  Intimate  mixture  of  the  two  phases  over  a  range  of  metal 
concentrations.  Of  particular  interest  was  the  ability  to  vary  the  metal 
concentration,  and  thereby  the  microstructure  and  film  properties,  by  choice 
of  sputtering  conditions.  PTFE  and  EKONOL  were  used  as  polymer  components 
in  these  tests. 

1.  Results 

a«  PTFE-metal  co-sputtering 

1.)  PTFE-Pt  -  All  PTFE-metal  sputtering  was  done  using  the 
HRC  system.  The  first  experiments  used  a  regular  5cm  diameter  PTFE  target 
upon  which  foil  containing  90%  Pt/10%  Rh  alloy  was  placed.  In  the  initial 
series  of  tests  a  sector  of  Pt-alloy  foil  was  placed  on  one  side  of  the 
PTFE  target  with  the  area  of  the  sector  varied  between  tests.  In  tests 
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with  a  large  metal  area  (1/4  total  area)  the  films  appeared  metallic  and 
x-ray  analysis  showed  crystalline  platinum.  In  addition,  the  FIFE  target  area 
was  coated  with  a  brownish  grey  appearance.  In  tests  with  a  metal  area 
total  target  area,  the  deposited  films  appeared  to  be  FIFE  while 
the  Ft-alloy  target  area  was  coated  with  a  non-conducting  film.  Subsequent 
tests  were  performed  with  a  metal  target  area  of  intermediate  size  with 
the  geometry  indicated  in  Figure  13.  A  series  of  8  x  Smm  glass  slides 
were  placed  in  a  row  perpendicular  to  the  polymer/metal  boarder  in  the 
target.  In  this  manner  it  was  expected  that  the  films  would  vary  in  metal 
content  from  substrate  to  substrate.  Because  of  the  apparent  re-sputtering 
effect  which  caused  the  target  discoloration  in  the  previous  tests, 
subsequent  tests  were  performed  for  only  10  minutes  to  establish  whether 
the  target  damage  occurred  within  that  period  of  time.  Series  of  films 
examined  in  a  SEM  showed  smooth  and  structureless  surfaces  on  the  lOOnm 
level  although  the  films  appeared  visually  like  neither  PTIE  or  metal. 

Compositional  profiles  of  two  of  these  films  deposited  in  the  same 
test  were  performed  using  a  3M  Ion  Scattering  Spectrometer.  The  films 
(positions  #44  #5  in  Figurel3)  were  about  40nm  thick  and  were  profiled  at 
a  sputtering  rate  of  Inm/hr  for  the  first  thirty  minutes.  Data  were  collected 
in  scans  run  at  intervals  of  5  to  6  minutes  during  this  time.  After  thirty 
minutes  the  ion  beam  was  focused  to  a  smaller  diameter  giving  a  sputtering 
rate  of  lOnm/hr  while  scans  were  done  at  intervals  ranging  from  S  to  10 
minutes  for  2  1/2  hours.  Thus,  the  data  were  obtained  for  the  top  few 
monolayers  of  film  as  well  as  providing  compositional  analysis  through 
20-30nm  of  the  film.  Figures  14  and  IS  show  the  atomic  X  of  several  elements 
vs.  sputtering  time  which  is  directly  proportional  to  film  depth.  The  oxygen 
signal  initially  present  could  indicate  either  a  discontinuous  film  with 


some  beam  penetration  to  the  substrate  or  some  Interdlffuslon  of  substrate 
atoms  through  the  film.  At  any  rate,  the  onset  of  rapid  Increase  In  the 
signal  corresponds  to  the  central  beam  penetration  to  the  substrate.  A 
chlorine  signal  was  present  In  both  films  probably  a  result  of  contamination 
from  the  epoxy  used  to  bond  the  PTFE  target  to  the  backing  plate.  When  the 
scan  of  Cl  +  F  concentrations  Is  plotted  along  with  C  concentration,  Figures  16 
and  17  show  the  Cl  +  F  signal  as  a  function  of  time  Is  roughly  parallel  to 
the  C  concentration,  suggesting  that  the  Cl  may  be  substituting  for  F  In 
the  polymer  phase.  Of  more  fundamental  Interest,  however.  Is  the  variation  of 
metal  concentration  In  the  film  which  shows  that  at  the  film  surface  the 
metal  concentration  Is  rapidly  approaching  zero  for  both  films,  while  at 
depths  equivalent  to  greater  than  20  min  Ion  sputtering  ('^4nm)  the  Pt/C 
ratio  Is  roughly  constant.  Thus,  during  film  formation  almost  no  metal  Is 
being  Incorporated  in  the  film  after  the  first  10  min  of  deposition. 

When  tests  were  repeated  under  the  same  sputtering  conditions  a 
stable  plasma  was  not  achieved  and  the  PTFE  target  experienced  extensive  surface 
damage.  At  lower  power  levels  (20-25W)  a  stable  plasma  was  obtained  and  films 
were  deposited  on  Cu  microgrids  with  carbon  supports  for  TEM  analysis.  However, 
brlght-fleld  and  SAD  modes  gave  no  indication  of  any  metal  In  the  films. 

The  apparent  re-sputterlng  effect  and  associated  plasma  Instabilities  and 
lack  of  reproducibility  for  the  PTFE/Pt-alloy  tests  led  to  the  substitution 
of  Au  for  Pt-alloy  In  subsequent  tests. 

2.)  PTFE>Au  >  A  PTFE/Au  target  was  made  by  placing  a  small 

2 

'V'  1cm  area  of  Au  foil  on  the  edge  of  a  Scm  diameter  PTFE  target  (Figure  18). 
Initial  tests  using  power  levels  of  2S-S0H  produced  films  whose  appearance 
varied  as  a  function  of  substrate  proximity  to  the  gold  portion  of  the 
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target,  ranging  from  gold  and  reflective  to  reddish-brown  and  non-ref lective. 
For  one  test,  films  deposited  on  4 KBr  substrates  arranged  for  decreasing 
gold  content  were  analyzed  using  a  Perkln-Elroer  IR  spectrometer.  Figure  19 
shows  that  all  four  samples  exhibited  a  broad  absorption  around  1200cm''^ 
characteristic  of  the  PTFE  C-F  vibration.  However,  as  in  the  previous 
case,  repeated  tests  caused  plasma  instabilities  and  PTFE  target  damage, 
while  the  target  ground  shield  was  coated  with  gold. 

3.)  PTFE-Cu  -  A  final  series  of  PTFE-metal  co-sputtering  tests 
was  done  using  Cu  metal  and  various  target  configurations.  Different 
sized  PTFE  circular  discs  were  placed  on  a  2"  diameter  Cu  target  initially. 

In  some  cases  the  PTFE  was  bonded  to  the  Cu  surface  using  a  conductive  medium. 
The  power  was  SOU  for  most  tests,  while  the  Ar  pressure  varied  from  25  to 
400mTorr.  In  the  tests  performed  at  higher  pressures  (100-400mTc.rr)  the 
deposition  rate  on  the  substrates  was  about  0.1-0.2nm/mln  while  a  small 
amount  of  film  deposited  on  the  ground  shield.  A  series  of  tests  performed 
at  25mTorr  Ar  and  SOW  power  with  variation  of  PTFE  target  size  produced  the 
following  results.  During  three  tests  performed  using  a  30mm  PTFE  disc 
and  no  connective  medium  to  the  Cu  target,  it  was  observed  that  the  PTFE 
surface  turned  brown-gray  after  several  minutes  of  sputtering.  However, 
after  about  IS  minutes  the  target  began  to  turn  white  again.  The  tests 
were  conducted  for  20,  30  and  120  minutes.  The  film  deposited  for  20 
minutes  appeared  light  blue;  the  30  minute  film  appeared  yellow-blue;  the 
120  minute  film  was  faintly  yellow.  Films  deposited  on  NaCl  substrates 
positioned  under  the  target  and  on  the  target  ground  shield  were  measured  in 
a  Perkin-Elmer  IR  spectrometer  and  were  found  to  contain  fluorocarbon 
polymer  in  all  3  cases.  During  tests  performed  with  a  conductive  medium 
between  copper  and  polymer  target  components,  but  otherwise  identical 
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conditions  to  those  above,  a  dark  metallic  coating  was  formed  over  the  FIFE 
target  surface  after  tests  of  15-30  min.  In  addition,  the  deposited  films 
beneath  the  target  were  Cu  colored  and  conductive,  while  IR  spectra  of  the  film 
on  MaCl  substrates  indicated  no  distinct  fluorocarbon  absorption  peak. 

Finally,  tests  were  performed  at  25mTorr  Ar  and  50W  with  no  conductive  medium 
but  with  PTFE  circular  discs  of  smaller  size  ranging  from  13mm  diameter  to 
27  mm  diameter.  The  films  collected  on  the  target  and  ground  shield  in  all 
these  cases  were  conductive  and  apparently  devoid  of  significant  amounts 
of  polymer.  A  summary  of  all  the  FTFE-metal  co-sputterlng  tests  is  presented 
in  Table  1. 


b.  EKONOL-metal  co-sputtering 

A  Ft-alloy  and  Au  were  used  to  co-sputter  with  EKONOL.  However,  after 
initial  qualitative  examination  of  Au  and  Ft-alloy  co-sputtered  films,  it 
was  decided  to  focus  experiments  on  the  Au-polymer  system  exclusively. 

Using  a  target  geometry  similar  to  FTFE-Au  tests,  films  were  deposited 
in  the  MRC  and  Randex  sputtering  units.  At  75W  power  in  the  MRC  system  mechani¬ 
cally  stable  films  were  obtained  when  the  Ar  pressure  was  ISmTorr  or  greater. 
Though  a  thin  film  was  found  to  form  on  the  target  ground  shield,  the  deposi¬ 
tion  rate  beneath  the  target  was  10  to  20  times  greater.  Cross  plane  film 
resistivity  measurements  were  made  far  films  deposited  on  metal  substrates. 
Figure  20  shows  the  target  and  substrate  arrangment  and  Figure  21  shows  the  dc- 
resistivity  vs.  substrate  position  for  tests  run  at  different  power  levels. 

The  ac-resistivlty  of  the  same  films  was  measured  using  a  Hewlett-Packard  4274A 
LCR  meter.  In  general  Figure  22  and  23  shows  that  the  log  p  varies  linearly 
with  log  frequency  suggesting  a  hopping  type  conduction  in  the  films.  The 


resistivity  vs.  temperature  data  shown  in  Figures  24  and  25  for  the  same  samples 
shows  that  the  conductivity  follows  fairly  well  a  1/T  vs.  log  o  behavior  common 
to  hopping  semiconductor  type  films.  For  the  70W  test  the  volume  Z  Au  was 
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estimated  from  film  density  measurements  at  each  substrate  position.  Figure 
25  show  that  even  a  ^45%  Au  (R  ■  0)  the  dc-resistivity  was  some  10^^  times 
greater  than  for  pure  gold. 

Because  the  film  thickness  was  highly  non-uniform  under  thetareetat  cower 
levels  above  60W  a  subsequent  test  was  done  at  40W  and  films  deposited  on  a 
series  of  eight  carbon  support  Cu  microgrids  were  analyzed  in  a  Phillips  EM 
300  electron  microscope.  The  bright  field  images  shown  in  Figure  27  of  the 
polyester-gold  films  clearly  show  that  the  gold  particles  are  discrete  even 
in  gold-rich  films.  Figure  28  compares  the  microstructure  and  diffraction 
patterns  for  two  different  substrates.  The  dark  field  image  shows  that  most 
particles  are  2-8  nm  in  size  at  R  «  0,  while  at  R  »  18  mm  region  the  majority 
of  particles  are  2-3  nm  or  less.  At  substrates  #  4  thru  #8  diffraction  patterns 
became  diffuse  and  dark. field  images  failed  to  show  any  distinct  gold  particles. 
Substrate  #4  and  #5  were  examined  using  a  HB5  scanning  transmission  electron- 

microscope'  ^  Figure  29  shows  the  B.F.  and  D.F.  images  indicating  particle 
sizes  of  1  to  3nm  for  both  #4  and  #5. 

When  sputtering  was  done  in  the  Perkin- Elmer  system,  the  power 
was  increased  to  200W  and  pressure  was  25mTorr  Ar.  Resistivity,  composi¬ 
tional,  and  microstructure  data  are  shown  in  the  next  series  of  figures. 
Resistivity  was  measured  on  films  deposited  on  metal  and  glass  substrates 
shown  in  Figure  20.  The  dc-  resistivity  vs.  substrate  position  shown  in 
Figure  30  gives  the  same  relative  variation  for  metal  and  glass  substrates, 
although  the  resistivity  is  about  100  times  lower  for  glass  substrate  films. 

(The  different  values  may  be  due  to  the  fact  that  the  resistivity  for  metal 
substrate  films  was  measured  cross  plane  whereas,  the  glass  substrate  films 
were  measured  along  the  film  plane. 

The  volume  %  Au  in  the  films  was  estimated  using  energy  dispersive 


X-ray  analysis.  Shown  in  Figure  31  is  the  cross  plane  d.c.  resistivity 


17 


vs.  X  Au  In  the  films.  The  a. c. -resistivity  (Figure  32)  and  dc-  resistivity 
vs.  temperature  (Fj.Rure  33)  again  show  behavior  characteristic  of  hopping 
conduf’tlvlty.  TEM  micrographs  of  films  sputtered  onto  NaCl  substrates, 
shown  in  Figure  3A,  reveal  that  the  particles  in  the  gold  rich  films  (''<25-30% 
Au)  range  from  2-8nm  in  size  while  the  majority  of  particles  in  the  gold- 
deficient  films  are  2nm  or  smaller.  Again,  there  appears  to  be  no  clustering 
of  gold  islands  even  in  the  gold-rich  films. 

2.  Discussion 

a.  PTFE-metal  co-sputterlng:  The  ISS  data  from  PTFE/Pt- 
alloy  sputtering  and  IR  spectra  of  PTFE/Au  films  shows  that  thin  polymer- 
metal  Ulms  car  be  made.  However,  steady  state  conditions  in  the  plasma 
were  not  'uaintained  and  a  re-sputtering  phenomenon  seems  to  play  a  dominant 
r^le  in  these  tests.  This  was  first  indicated  by  visual  observation  of  the 
PTFE/Pt-alloy  target  after  sputtering  and  by  the  ISS  profiles  which  show 
that  after  10  minutes  of  sputtering  virtually  no  metal  is  arriving  at  the 
film  surface.  Thus,  the  Pt-alloy  target  appears  to  be  completely  coated 
with  polymer  by  this  time. 

One  possible  explanation  for  this  behavior  is  that  negative  ion 

Induced  re-sputtering  is  occurring.  Several  authors  have  reported  negative 

ion  re-sputtering  effects  in  systems  where  the  target  contains  elements 

whose  electronegativity  difference  is  large.  Gilbert  et  al.^^^^  have  shown 

that  negative  o^vygen  ion  re-sputtering  occurs  in  the  Ba(Pb,Bi)0^  system. 

This  is  attribuced  to  extraction  of  electrons  from  Ba  by  oxygen  near  the 

target  surface.  The  0**  ions  are  accelerated  from  the  target  with  sufficient 

(27) 

energy  to  cause  substrate  film  to  be  re-sputtered.  Similarly,  Cuomo  et  al. 
have  shown  that  in  noble  metal  rare  earth  alloys,  re-sputtering  from  negative 


ion  formation  occurs  when  the  difference  between  the  ionization  potential 
6f  the  rare  earth  element  and  the  electron  affinity  of  the  noble  metal  is 
below  a  critical  value.  In  the  PTFE/metal  experiments,  the  fluorine  has 
a  high  electron  affinity  and  can  attract  electrons  from  metals  with 
relatively  low  first  ionization  potentials.  Thus,  while  film  re-sputtering 
is  not  significant  in  pure  PTFE  sputtering,  it  occurs  in  PTFE-metal  co- 
sputterlng  in  the  presence  of  electron  donor  metal  atoms. 

The  PTFE-Cu  experiments  demonstrate  that  the  re-sputtering  effect 
causes  extreme  variation  in  the  composition  of  the  film  produced  which  is 
directly  dependent  on  the  relative  areas  of  polymer  and  metal  target  and  on 
the  thermal  contact  between  the  two  targets.  The  experimental  results  can  be 
explained  in  the  fcllowing  manner.  During  the  first  several  minutes  both 
polymer  and  metal  deposit  on  the  substrate.  The  evolution  of  some  fluorine 
from  the  target  precipitates  f”  formation  in  the  presence  of  Cu.  The  F* 
ions  are  accelerated  across  the  dark  space  toward  the  substrate  at  cathode 
potential  and  will  re-sputter  the  growing  film  if  not  thermallzed  by  gas  phase 
collisions.  The  components  in  the  film  will  be  resputtered  and  some  material 
%flll  deposit  on  the  target  and  target  ground  shield.  If  the  relative  amount  of 
polymer  is  large,  the  re-sputtered  material  will  coat  the  Cu  portion  of  the 
target,  preventing  further  metal  deposition  after  several  minutes.  The  PTFE 
target  that  was  observed  to  be  darkened  after  a  few  minutes  by  re-sputtered 
Cu  invariably  turned  white  again  as  the  source  of  Cu  was  covered  by  the  re¬ 
sputtered  polymer.  In  addition,  the  films  deposited  for  120  minutes  appeared 
to  be  almost  pure  polymer,  while  the  films  deposited  for  20  minutes  still  had 
significant  copper  in  them. 

When  the  polymer  area  is  decreased  the  tests  show  that  a  metallic 
coating  is  re-sputtered  onto  the  PTFE  target  area  after  several  minutes.  PTFE 
ceases  to  deposit  on  the  substrate  and  f"  ions  in  the  plasma  are  eliminated. 
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The  copper  then  deposits  alone  in  the  film.  In  addition,  the  re-sputtered  ground 
shield  film  is  non- conductive,  which  is  expected  if  re-sputtering  occurs  only 
in  the  first  few  minutes.  While  both  PTFE  and  Cu  are  re-sputtered  by  F~  Induced 
film  bombardment  ,  a  non- conductive  mixture  of  the  two  would  form  on  the  target 
ground  shield.  Subsequently  F“  ions  are  depleted  and  the  Cu  depositing  in  the 
substrate  film  is  not  re-sputtered  leaving  the  ground  shield  film  non-conduct ive. 

The  behavior  of  the  target  when  the  PTFE  is  thermally  bonded  to  the  Cu 

may  be  explained  by  considering  that  the  deposition  of  polymer  film  occurs  not 

(25) 

only  from  sputtering  but  by  evaporation  on ’the  hot  surface.  Lehman  et  al. 
have  reported  that  in  reactive  sputtering  of  PTFE  thn  deposition  of  polymer  is 
Indeed  significantly  greater  when  the  target  is  uncooled.  In  the  case  where  the 
target  is  not  bonded  to  the  cooled  Cu  target,  the  PTFE  surface  becomes  hot 
enough  to  promote  polymer  evaporation  as  well  as  sputtering.  The  combination 
provides  enough  polymer  to  coat  the  entire  Cu  portion  of  the  target  when  the 
substrate  film  is  re-sputtered.  But  the  sputter  deposition  rate  of  the  cooled 
target  alone  does  not  provide  enough  polymer  to  re-sputter  onto  the  Cu  target. 

In  this  case  the  Cu  arrives  at  the  substrate  faster  and  coats  the  polymer 
target  after  being  re-sputtered. 

In  summary,  the  observations  made  during  PTFE-metal  co-sputterlng  can  be 
explained  by  considering  that  negative  ion  induced  re-sputtering  is  caused  by 
the  presence  of  fluorine  and  metal  in  the  plasma.  The  subsequent  film  re- 
sputtering  prevents  continuous  co-deposition  of  polymer  and  metal  because  of 
target  geometry.  Though  Gilbert  et  al.^^^^  found  that  negative  ions  could  be 
thermallzed  at  pressures  above  AOOmTorr  preventing  re-sputtering  from  occurring, 
during  PTFE-Cu  sputtering  the  deposition  rate  at  300mTorr  was  less  than  O.lnm/mln. 
One  possible  way  of  controlling  the  re-sputtering  effect  is  by  use  of  a  two 
target  system  which  would  decrease  any  re-sputtered  material  arriving  at  the 
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target  surfaces  and  decrease  the  concentration  of  negative  ions  formed  by 
removing  the  metal  target  from  the  plasma  in  which  the  PTFE  is  sputtered, 
b.  EKONOL-Metal  Oo-Sputtering 

The  polyester-gold  sputtered  films  produced  had  compositions  ranging 
from  about  40  to  1  vol  %  Au.  In  this  range  all  films  show  relatively  high 
resistivity  which  is  expected  if  the  gold  phase  is  discontinuous.  Thus,  for 
all  the  films  conduction  appears  to  take  place  by  an  activated  process.  This 
is  reflected  in  the  data  for  resistivity  vs.  frequency  and  temperature.  In 
each  test  the  films  show  a  decrease  in  resistivity  with  Increasing  temperature. 

When  log  p  is  plotted  against  1/T  the  slope  of  the  line  increases  as  the  gold 

content  decreases,  indicating  an  Increased  activation  energy.  This  corresponds 

to  a  decrease  in  the  Au  island  size  and  an  Increase  in  the  average  separation 

of  the  islands.  The  ac-resistivity  data  generally  suggests  hopping-type 

conduction.  The  resistivity  varies  as  where  is  the  frequency  and  n  ranges 

from  0  to  1  for  the  samples  studied.  In  some  samples  there  appear  two  regions 

3  4 

of  frequency  dependence  with  the  transiton  region  between  10  and  10  Hz.  Such 
behavior  has  been  reported  for  pure  polymers'  ^  and  polymer-metal  composites'  ^ 

CONCLUSIONS 

The  limitations  of  rf-sputterlng  for  making  polymer  and  polyroer-roetai 
films  may  be  devided  into  3  categories.  The  first  is  the  physical  properties 
such  as  low  melting  point  and  high  dielectric  loss  found  in  such  common  polymers 
as  PVDF,  PP,  and  PE.  The  second  is  the  chemical  nature  of  the  polymer.  Certain 
chemical  groups  appear  to  be  especially  unstable  in  the  rf-plasma  as  reported 
by  Yasuda^^^^  and  this  problem  will  be  reflected  in  degradation  of  the  sputtered 
polymer.  Thirdly,  though  fluoropolyroers  such  as  PTFE  may  be  sputtered  and  still 
return  their  useful  properties  as  thin  films,  a  very  pronounced  re-sputtering 
effect  occurs  in  PTFE-metal  co-sputterlng.  Preliminary  analysis  suggests  that 
this  is  caused  by  negative  ion  formation,  and  this  limitation  is  not  as  funda- 
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mental  as  the  first  two.  Because  of  the  success  In  preparing  polyester-gold 
sputtered  films,  it  seems  likely  that  fluoropolymer-metal  films  can  he  made 
using  a  modified  rf-sputtering  system. 
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Fig.  2  Fluoropolyaer  film  deposition  rate  vs  power  using  Perkin-Elmer 
Randex  sputtering  unit. 
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Fluoropolymer  film  deposition  rate  as  a  function  of  sputtering  gas 


pressure. 
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Fig,  7  Polyester  film  deposition  rate  vs  power  at  different 
substrate  positions  under  the  polymer  target. 


Fig.  8  Polyester  film  deposition  rate  vs  substrate 
position  shown  at  different  power  levels. 
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Fig.  9  Bulk  polyester  infrared  absorbtion  spectrum. 
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Schematic  of  processes  contributing  to  polymer 
film  formation  when  the  target  is  exposed  to  an 
rf-plasma.  12(a)  shows  film  accumulating  from 
direct  transfer  of  target  material  to  the  sub¬ 
strate  below.  12(b)  shows  possible  areas  where 
re-polymerized  gaseous  low  molecular  wt.  species 
will  deposit  to  form  film.  12(c)  suggests  film 
deposition  behavior  if  substrate  film  re-sputtering 
occurs  either  from  negative  or  positive  ion  induced 
bombardment  at  the  substrate. 
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Fig.  13  Substrate  and  target  geometry  used  to  vary 
film  composition  in  PTFE/Pt  sputtering. 


ELEMENTAL  CONCENTRATION 


Fig.  14  Elemental  film  profile  of  sputtered  PTFE/Pt  film  from  ISS 


spectra  of  substrate  #4  of  Fig.  13.  Of  significance  is  the 
relative  variation  of  Pt  vs  film  depth. 
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Fig.  15  Elemental  ISS  profile  of  film  from  position  //5  of 


the  same  Pt  concentration  behavior  as  the  adjaceni 


Fig.  13  showin 
substrate  //4. 


Carbon  and  halogen  signals  with  the  sum  of  F+Cl  signals  also 
plotted  for  film  substrate  /M  of  Fig.  13.  The  F+Cl  and  carbon 
signals  appear  parallel  suggesting  Cl  substitution  in  the 
sputtered  polymer  film. 
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Fig.  20  Polyester/gold  target  and  substrate  geometry 

used  for  resistivity  measurements  on  sputtered 
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Figure  28(a)  Sputtered  Polyester-Gold 
Film  deposited  at  40W 


for  position  R=0. 


Fig.  28(b)  TEM  of  Sputtered  Polyester-Gold 
Film  deposited  at  40W  for 


position  R  =  18mm 
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Fig.  30  DC  resistivity  of  sputtered  polyester/gold  films  deposited 
metal  and  glass  substrates  simultaneously  (see  Fig.  20)  at 


200W  power. 
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Fig.  32  AC  resistivity  of  sputtered  polyester-gold  films  deposited  at  200W 
showing  behavior  similar  to  previous  samples. 
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Preparation  and  Properties  of  Amorphous  WOj  Sputtered  Films 
Introduction 

Among  the  inorganic  systems  exhibiting  electrochromism,  WO^*  is 
one  of  the  best  known  examples.  It  was  first  reported  by  Deb^^^  that  trans¬ 
parent  films  of  WO^  show  electrochromic  (EC)  behaviour.  An  electrochromlc 
jnaterial  has  the  property  of  changing  color  when  a  voltage  is  applied  across 

the  material.  The  color  change  may  be  from  a  transparent  to  a  colored  state, 

(2) 

or,  in  the  case  of  organic  electrochromics,  one  color  to  another  color 

Tungsten  oxide  WO^  films  can  be  colored  at  a  low  voltage  (1.5-2  volts) 
and  show  a  memory  effect,  l.e.,  color  remains  when  the  voltage  is  removed. 

The  films  become  transparent  only  when  the  polarity  of  the  applied  voltage  is 
reversed.  The  dark  blue  color  in  EC  WO^  films  is  asthetically  pleasing,  with 
good  contrast  and  a  wide  viewing  at.gle.  Due  to  these  characteristics  of  WO^ 
films,  it  was  thought  that  a  display  device  superior  to  liquid  crystal  displays 
(LCD)  could  be  made.  Hence,  this  possibility  has  provided  strong  motivation 
for  work  in  this  area. 

Indie  past  few  years,  properties  and  EC  phenomena  of  WO-^  films  has  been 
extensively  investigated  by  a  number  of  groups  (eg.,  RCA,  CNRS-France,  Imperial 
College,  IBM,  Bell  Labs,  etc.).  Despite  the  large  amount  of  development  work  on  WO^ 
towards  realizing  a  technically  useful  display  device,  there  are  still  some 
gaps  in  our  understanding  of  electrochromism  in  WO^  films,  especially  in  the 
material  characterization  of  these  films  (for  Instance,  see  review  by  Faughnan 
and  Cranall,  Reference  3).  In  the  following  section  we  shall  see  this  in  more 
detail. 


*The  exact  composition,  generally  ,  is  variable  with  preparation  conditions 

and  post-deposition  treatment  and  usual^fy  not  measured.  Unless  designated  as 
stoichiomotric-WO^,  the  term  WO^  should  be  assumed  to  mean  the  variable  composition 
as  noted  above. 
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Summary  of  Literature  Survey 

Various  methods  have  been  used  to  prepare  WO^  films  (e.g. ,  thermal 

evaporation,  rf-sputtering  of  WO^,  reactive  sputtering  of  W,  electron  beam 

evaporation,  flash  evaporation,  chemical  spraying  techniques,  etc.)*  It  should 

be  noted  that  detailed  preparation  conditions  are  seldom  reported. 

In  case  of  thermal  evaporation  of  WO^  powder,  various  boats  (e.g., 

Ta,  W,  Pt,  AljO^  coated  Mo,  etc.)  have  been  used.  Boat  temperatures  are  kept 

in  the  range  1000-1400°C.  Films  are  deposited  in  the  pressure  range  10  ^Torr^^^ 

to  10  ^Torr^^\  with  deposition  rates  ranging  from  loX/min  to 

60oX/min.^^^  The  partial  pressure  is  important  since  it  apparently  relates 

to  oxidation  of  the  growing  film. 

A  number  of  workers  have  prepared  WO^  films  by  rf-sputtering^®* 

•  (5  12  13) 

and  reactive  sputtering  ’  .  The  sputtering  condition  of  total  pressure 

•  -2  -3 

is  generally  varied  from  5  x  10  to  10  Torr  of  Argon  in  order  to  control 

stoichiometry  of  W0„  and  H  WO-  films  over  a  wide  composition  range^'*’ 

j~y  X  j-y 

Sputtering  conditloiis  like  rf-voltage,  power,  film  self-bias  voltage  aiid  pub- 

strate-target  distance  have  not  been  studied  by  previous  authors.  It  is  well 

known  that  these  parameters  are  extremely  important  in  dictating  the  structural, 

chemical,  and  optical  properltes  of  films 

It  has  been  reported  that  sputtered  films  do  not  have  any  water  Incor- 
(5  13  lA) 

porated  in  them  ’  *  ,  while  evaporated  films  contain  variable  amounts  of 

water,  which  affects  the  EC  performance This  apparent  variability 
in  water  content  has  led  to  nonreproducible  evaporated  WO^  films  even  within 
one  laboratory.  The  perfornance  of  all  solid  state  EC  cells  is  also  shown  to 
depend  on  humidity  in  the  atmosphere 
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Attempts  have  been  made  to  distinguish  between  amorphous  and  crystalline 

WO3  films.  Preliminary  x-ray  diffraction  (XllD)  studies  showed  that,  depending 

on  deposition  conditions,  films  can  be  amorphous  or  crystalline.  From  SAD 

and  TEM  patterns  Dautermont- Smith  et  al.  '  and  Green  et  al.''  '  showed  that 

crystallite  size  in  sputtered  films  (O.A-l.Opm  thick)  varies  between  200-800X, 

and  that  these  crystallites  have  tetragonal  or  orthorhombic  structures.  The 

monoclinic  structure  is  completely  ruled  out  by  them.  On  the  other  hand,  from 

(17) 

high  resolution  electron  microscope  studies  Shiojiri  et  al.  found  that,  in 

case  of  evaporated  films  (100-150X  thick),  crystallite  size  varies  between 

10-208  and  crystallite  have  monoclinic  structure.  From  the  results  of  Green 

et  al.  and  Shiojiri  et  al.  it  seems  that  deposition  method  and  film 

(9) 

thickness  have  an  effect  on  crystallite  size  and  its  structure  . 

Most  authors  found  that  annealing  of  amorphous  films  In  air  at  tempera- 

o  (1  5  X8) 

tures  between  300-400  C  leads  to  crystallization'^  ’  '  '  and  crystallite 

size  increases  in  films  with  fine  crystallites^^’ 

Usually  0.2pm  to  1pm  thick  films  are  deposited  on  various  substrates 
(like  carbon,  glass,  platinum,  quartz,  ITO  or  Au  coated  glass)  for  EC  studies. 

(19) 

Green  et  al.  observed  no  effect  of  the  substrate  on  crystallite  size  and 

(9)  (181 

film  growth,  but  Dautermont-Smith  et  al,  and  Zeller'  ^  have  noticed  the 

effect  of  the  substrate  on  crystallite  size  (in  sputtered  films).  Substrate 

temperature  is  generally  varied  between  R.T.-300°C  with  higher  substrate  temper- 

(19) 

atures  giving  crystalline  films  rather  than  amorphous  films  .  Also,  a  higher 
sputtering  rate  causes  substrate  heating  and  leads  to  microcrystalline  films^^^^ 
Similarly  higher  substrate  temperatures  i  270°C  produce  blue  films,  l.e.,  more 
nonstoichiometry . 
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Green  et  al.  ^  observed  that  films  with  crystallite  size  ^  250X 

(14) 

have  tetragonal  II  structure  and  Hurditch  has  observed  a  monoclinic 
structure  in  annealed  films  with  comparable  crystallite  size.  This  suggests 
that  depending  on  the  substrate  and  substrate  temperature,  the  deposition  method 
and  post-deposition  treatment  of  films  stabilizes  a  different  type  of  structure 
and  different  crystallite  size. 

The  chemical  composition  of  WO.^  films  has  been  determined  by  a  nuclear 

(5) 

resonance  reaction  technique  and  proton  backseat terlng  technique  .  Also, 

Auger  electron  spectra  (AES)^^^*  has  been  used.  EPR^^^’  and  ESCA^^’ 

+4  +5 

have  been  used  to  detect  W  ,  W  ions  in  WO^  films.  Stoichiometry  of  WOj 

(4  5) 

films  is  shown  to  range  from  WO2  up  to  WO^  ’  ,  Many  authors  have  annealed 

(18) 

their  films  in  air,  O2  and  Nj  or  in  vacuum.  Only  Schrimer  et  al.  '  have 
sho^im  that  the  chemical  composition  (stoichiometry)  changes  in  films  annealed 
In  air  and  O2.  Their  qualitative  results  are  based  on  x-ray  fluorescence 
analysis.  Therefore,  the  effect  of  annealing  on  composition  has  to  be  determined 
quantitatively. 

Along  with  the  compositional  analysis,  optical  properties  of  WO^  films 

have  been  studied  to  understand  the  mechanism  of  electrochromlsm.  The  optical 

absorption  band  in  colored  films  peaks  between  0.90eV  and  1.46eV  depending  on 

film  properties'^*  Additives  like  MoO^  (10%)  shifts  the  bandpeak  in 

(21)  (25) 

colored  films  to  higher  energies  ,  whereas  additives  like  BaO  ,  show  no 
shift  in  bandpeak  but  suppress  the  EC  efficiency. 

Originally  Deb^^^  proposed  that  coloration  in  WO^  films  is  due  to 


F  type  color  centers,  which  is  no  longer  valid.  Faughnan  et  al. 


suggested 


the  formation  of  a  hydrogen  tungsten  bronze  (H  W0„  )  by  a  double  injection  of 

X  j-y 

protons  and  electrons.  This  was  interpreted  in  terms  of  intervalence  transfer 


between  and  Schrimcr  et  and  Deneuville  et  have  proposed 

the  small  polaron  model  for  coloration.  From  electron  spin  resonance  studies 
at  low  temperatures,  Pifer  et  al. have  given  evidence  which  argues  against 
the  small  polaron  model.  Therefore,  it  seems  that  the  exact  electrochromic 
mechanism  in  WO3  films  yet  to  be  confirmed. 

In  recent  years  various  solid  state  sandwich  cell  structures  for  EC 
devices  have  been  proposed Barna^^^  has  shown  that  inter¬ 
facial  resistance  between  layers  varies  when  WO^  films  are  deposited  by  different 
methods  onto  an  ITO  layer.  At  present  little  is  known  about  the  exact  nature 

of  the  electrochromlsm,  life-time,  and  ultimate  limits  on  switching  speeds 
(3) 

in  such  devices  .  Due  to  these  reasons  most  of  the  authors  have  used  liquid 

4  -f  +  4- 

electrolytes  (aq.  »  ^  »  ^8  organic  solvents)  to  study 

the  electrochromlsm  in  WO^  films.  The  main  drawback  of  aqueous  electrolytes 
is  the  strong  dissolution  of  WO^  film  in  water,  affecting  EC  performance  and 
life  of  the  device.  Therefore,  studies  have  been  made  on  dissolution  kinetics 
of  WO^  films  in  various  solvents^^^’ 

Power  requirements  and  switching  speeds  of  EC  devices  have  been  consldei'ed 

(3) 

in  detail  by  Faughnan  .  The  pov?er  required  to  induce  a  given  contrast  ratio 
2  2 

varies  from  3mC/cm  to  l6mC/cra  .  With  the  contrast  ratio  depending  on  the 


preparation  method  and  conditions  of  WO^  films.  Sputtered  films  have  been 

(3  13) 

reported  to  have  poorer  EC  efficiency  than  evaporated  films  *  although 
(32)  (8  9  19) 

Kobalc  and  Green  et.  al. '  »  ’  '  have  shown  that  sputtered  films  can  have 


good  EC  sensitivity.  Diversity  of  such  results  should  not  be  taken  as  contra¬ 
diction  but  rather  as  an  indication  of  extreme  sensitivity  of  WO^  films  on 
preparation  condition:  . 


From  the  above  discussion  we  realize  that  basic  electrochroraic 
phenomena  in  WO^  films  have  turned  out  to  be  exceedingly  complex.  Their 
proper  understanding  requires  a  knowledge  of  solid  state  physics,  amorphous 
materials,  chemistry  and  electrochemistry.  Thus,  at  present  an  imporant 
problem  is  to  ellucidate  the  critical  material  parameters  controlling  the 
electrochroraic  behaviour  in  WO^  films. 

Aim  of  the  Present  Work 

As  seen  in  the  previous  section,  a  number  of  parameters  conti'ol  the 
EC  sensitivity  in  WO^  films.  Information  from  the  literature  is  not  adequate 
enough  to  correlate  material  preparation  parameters  uniquely  to  EC  sensitivity 
and  thus  enabling  one  to  make  optimum  EC  devices. 

Our  approach  to  understanding  problems  and  phenomena  in  this  area  can 
be  divided  into  four  stages  as  follows. 

1)  Establish  a  method  to  prepare  WO^  films  in  a  reproducible  manner, 
with  good  control  over  physical,  chemical  and  electrical  properties. 

2)  Using  such  a  method,  vary  the  preparation  parameters  In  order  to 
optimize  EC  sensitivity  in  WO^  films. 

3)  Characterize  the  structure  (micro  and  nano)  and  chemical  composition 
of  these  films  in  their  virgin,  colored  and  bleached  states.  See  the  effect 

of  annealing  on  composition. 

4)  Measure  optical  and  electrical  properties  of  films  (virgin,  colored 
and  bleached)  prepared  at  various  conditions. 

From  this  study  we  should  be  able  to  develop  a  model,  vjhlch  correlates 
preparation  parameters  to  structure,  composition  and  electrical  properties  of 
WOj  films.  From  such  a  model  we  shall  then  be  able  to  specify  conditions  for 


optimum  electrochromic  WO2  films  and  the  limits  to  which  electrochromic 
performance  (eg.,  good  contrast  rai.s-j,  long  life,  long  memory,  no  chemical  degrada¬ 
tion)  can  be  improved. 

Results  and  Discussion 

A.  Anodization 

(33) 

As  explored  in  previous  studies  the  method  of  electroanodization 

was  investigated  to  prepare  amorphous  WO^  films.  In  the  anodization  of  W 

metal,  we  systematically  changed  the  parameters  of  (a)  pH  of  electrolyles 

(ag.  solutions  of  HpSO^,  HNO3  H3P0/^) ,  (b)  temperature  of  electrolytic  bath 

(0°C  to  80°C) ,  (c)  current  density,  and  (d)  potential  applied  to  W  electrode. 

Also  various  surface  treatments  (mechanical  and  electrochemical  polishing) 

were  given  to  the  W  metal  sheets  and  foils.  In  general,  these  parameters 

showed  an  effect  on  the  kinetics  of  oxide  film  formation,  but  no  appreciable 

(35) 

change  in  EC  properties  was  detected,  as  reported  previously  .  The  oxide 

film  thickness  (maximum)  obtained  was  less  than  lOOoX. 

X-ray  diffraction  patterns  showed  very  broad  peaks  suggesting  an 

amorphous  structure.  This  peak  broadening  may  be  due  to  thickness  of  film 

also.  Comparing  these  results  with  XRD  patterns  of  various  phases  of  WO^, 

WO,  and  H  W0„  ,  no  conclusions  could  be  drawn  about  the  structure  of 

3-y  X  3-y ’ 

anodic  WO^  films.  SEM  and  TEH  studies  could  not  be  made  due  to  experimental 
difficulties.  In  the  future,  we  are  planning  to  do  compositional  analysis 
and  depth  profiling  using  AES  and  SIMS.  Details  of  anodization  experiments 
and  problems  in  structural  characterization  will  be  discussed  elsewhere. 

B.  rf-Sputterlng 

Reactively  sputtered  films  give  good  control  over  reproducibility  and 
a  wide  range  of  stoichiometry^^’  Therefore,  we  prepared  the  WO^  films 


by  reactive  sputtering  of  a  tungsten  target  (2  inch  diameter) ,  in  an  atmo¬ 
sphere  of  argor,  oxygen  and  hydrogen.  In  all  sputtering  experiments  no 
external  heating  or  cooling  was  applied  to  the  substrates  (glass,  ITO 
coated  glass,  W  foil,  Au  and  ITO  glass)  although  heating  due  to  bombardment 
processes  in  sputtering  occurs  and  has  been  measured  to  be  'v>100-200°C  for 
conditions  similar  to  those  presently  reported. 

In  the  literature  we  find  that  ITO  substrates  with  resistivities 
(29)  (34) 

ranging  from  50/q  to  500n/[;;;|  have  been  used.  In  order  to  see  the 

effect  of  conductivity  of  ITO  layer  on  EC  behaviour,  wc  used  ITO  substrates 

with  various  resistivities  (100,  50,  250 /p  ) .  One  micron  (1pm)  thick  films 

of  WO^  were  deposited  at  20mTorl^  total  pressure  (P^^  <=»  19mTorr  and  P02  =  ImTorr) 

2 

and  power  density  5  watts/cm  at  800  volts.  Films  on  ITO  substrates  (25n/p  ) 
showed  maximum  coloration  in  EC  test  and,  therefore,  were  used  in  ail  subsequent 
tests. 

Gold  films  of  various  thicknesses  (50,  100,  200X)  were  deposited  onto  the 
ITO  layer  by  dc-sputterlng  with  1pm  thick  WO^  films  deposited,  in  turn,  onto  the 
Au/ITO  layer.  In  the  EC  test,  the  Au  layer  showed  bliste’"ing  at  voltage  £l  volt, 
causing  WO^  films  to  peel  off  from  the  substrate.  Deposition  of  WO^  films  on  W 
foil  at  various  sputterin^^-  conditions,  gave  blue  rather  than  transparent  films. 

Sputtering  pararclers  like  rf-power  density,  rf-voltage,  substrate-to-target 
distance  and  partial  pressure  of  Ar,  O^,  were  systematically  changed  in  the 
following  set  of  experinents. 

Sot  1  (a)  Argon  .and  oxygen  pressures  were  varied  from  0-30mTorr  in  such 

a  way  that  different  mtios  of  Ar/02  were  obtained  at  various  total  pressures 

,  2 

(Pj.^j.  =  5,  10,  15,  20,  25,  30mT'.)rr).  Power  density  A. 9  watts/cm  at  800  volts 
and  35ram  distance  between  substrace  and  target  was  kept  constant.  All  films  were 
tested  for  EC  efficiency.  The  best  EC  effect  (maximum  coloration)  was  shown  by 


the  films,  which  are  deposited  at  20mTorr  pressure  =  19raTorr  and  P02  = 

ImTorr) .  Films  deposited  at  pressures  >20mtorr  were  crystalline  by  XRD. 

(b)  By  keeping  20mTorr  total  pressure  (P^^  =  19mTorr  and  P02  “  ImTorr) , 
rf  voltage  was  varied  from  50-1000  volts.  As  a  result  power  density  varied 
from  1.2-14.8  watts/cm^.  Films  deposited  at  higher  power  densities 
(>4.9  watts/cm'')  and  voltages  >800  volts  were  crystalline  and  opaque  white 
or  yellowish. 

Set  2  (a)  In  order  to  more  precisely  control  the  oxidation  state  of 

WO^  films,  the  partial  pressures  of  O2  and  were  varied  from  1  x  10~^Torr 

to  lOmTorr.  Total  pressure  was  kept  at  20mTorr  by  adjusting  Ar  pressure  from 

0-19mTorr.  In  one  experiment  total  pressure  was  20mTorr  obtained  with  lOmTorr 

2 

0^  and  lOmTorr  Power  density  4.9  watts/cm  at  800  volts  and  35mm 
substrate  -  to-target  distance  are  kept  constant.  Depending  on  the  ratio  of 
^2*^2'^^’  we  obtained  films  which  were  metallic,  dark  blue,  light  blue  and 
transparent.  Due  to  complexity  of  parameters  and  results  in  whese  experiments, 
they  will  be  discussed  in  detail  elsevdiere.  In  essence,  our  observations  ale 
similar  to  the  results  reported  by  Deneuville  et  al.^^\ 

All  films  were  tested  for  EC  efficiency.  Filmsdeposl ted  at  20mTorr  total 
pressure  (P^^  =  19mTorr,  Pq2  =  ImTorr,  P}i2  =  5  x  10  ^Torr)  showed  best  EC 
sensitivity  among  all  other  samples.  Also  blue  coloration  remained  for  months, 
showing  good  memory. 

(b)  In  order  to  Investigate  total  pressure  in  the  range  5-30mTorr,  argon 
pressure  was  changed  in  steps  (e.g.,  4,  9,  14,  24,  29mTorr)  whilePn^  =  ImTorr 

V  / 

~~6  9 

and  Pjj2  =  5  x  10  Torr  were  kept  constant.  Power  density  4.9  watts/enr  at 

800  volts  and  35nnn  substrate-target  distance  are  kept  constant.  Again,  good 

EC  sensitivity  was  shown  by  films  deposited  at  20mTorr  pressure  (1*^^  “  19mTorr, 
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Pq2  =  ImTorr  and  P]^2  =  5  x  10  ^Torr) .  | 

(c)  Films  were  deposited  at  various  power  densities  (1- 2-14.8  watts/ 

2 

cm  )  and  different  voltages  with  total  pressure  kept  at  20mTorr  (P^^  =  19mTorr, 

P02  =  ImTorr,  P}j2  =  5  x  10  ^Torr).  Films  deposited  at  power  density  4.9 
2 

watts/cm  (at  800  volts)  showed  the  best  EC  sensitivity  and  memory. 

From  the  above  sets  of  experiments,  we  found  the  appropriate  sputtering 
conditions  to  prepare  optimum  (for  our  range  of  tests)  EC  WO^  films  in  a 
reproducible  manner,  i.e.,  P^^  =  19mTorr,  P02  ~  ImTorr,  Pj^2  =  5  x  10  ^Xorr 
and  power  density  =  4.9  watts/cra^  at  800  volts,  substrate-target  distance  = 

35mm) . 

Using  thennosensitive  Indicates  the  temperature  of  ITO  ^^^strates , 
during  various  sputtering  conditions,  were  measured .  Maximum  temperature  of 
130°C  was  reached  In  15  minutes  at  the  optimum  conditions  described  above. 

Under  our  optimum  sputtering  conditions  substrate  to  target  distance 
v’as  changed  from  30min  to  70mm:  however,  no  appreciable  change  in  EC  sensitivity 
was  detected. 

Films  deposited  under  the  optimum  sputtering  conditions  were  analyzed 

with  SIMS  for  W/O  ratio  and  H  content.  For  a  transparent  virgin  film  of 

WO^,  the  depth  profile  revealed  that  W/O  ratio  and  H  concentration  is  constant 

down  up  to  the  substrate,  indicating  that  the  films  are  homogeneous.  In  the 

case  of  colored  films,  H  concentration  was,  higher  as  compared  to  virgin  films 

with  depth  profile  showing  that  this  H  concentration  remains  constant  down 

(3) 

to  substrate.  Faughnan  et  al.  mentioned  that  sputtered  films  only  color 
in  thin  layer  (<1000X).  Our  SIMS  results  on  virgin  and  colored  films  do  not 
agree  with  their  findings.  It  is  difficult  to  enumerate  the  reasons  for  this 
disagreement,  because  we  do  not  know  the  details  of  their  chemical  characi er- 


Ization. 


Films  prepared  at  various  sputtering  conditions  were  anpealed  in  the 


temperature  range  100-400  C,  in  air,  and  N2  atmosphere.  Annealed  films  can 
be  colored  electrolytically,  but  coloration  decayed  at  room  temperature.  The 

f 

higher  the  annealing  temperature,  the  faster  was  the  decay  of  coloration. 

Long  annealing  times  up  to  24  hours,  reduced  the  coloration  memory  up  to  5 
minutes  or  less.  Films  annealed  in  oxygen  atmosphere,  became  yellowish 
with  the  EC  test  inducing  inhomogeneous  coloration  with  poor  memory. 

Throughout  the  above  described  series  of  films,  preparations  were 
carried  out  at  each  set  of  conditions  for  two  different  times  such  that  films 
of  '^'Ipm  and  '^12-15nm  were  obtained  for  aach  preparation  conditions.  Above 
we  have  described  the  qualitative  EC  behavior  of  the  Ipm  thick  set  of  film 
using  a  liquid-electrolyte  cell  configuration  [iTO  /WO^/h'''(HNO^  ,  1N)/Pt^].  The 
set  of  thicker  films  (12-15iim)  were  prepared  for  the  purpose  of  characterizing  the  physical 
microstructure  of  these  films  and  its  relation  to  EC  behavior.  Such  a  correlation 
is  important  since  there  has  been  no  serious  attempt  to  date  to  show,  if  any, 
a  microstructure  -  property  relation  for  EC  WO^  films.  Thicker  films  were 
chosen  since  the  microstructure,  though  generally  columnar'  ,  is  evolutionary  ^ 
and  thereby  excentuated  as  film  thickness  is  increased. 

SEM  micrographs  of  the  top  surface  and  fractured  edges  of  a  series  of 
films  in  which  was  varied  (see  Figure  1)  showed  that  a  distinctly  columnar 
microstructure  is  evident  at  high  (Figure  la),  decreases  with  decreasing 
P^^  (Figure  lb),  and  is  barely  visible  at  P^^  =  SmTorr.  It  is  suspected  that 
this  minimization  of  microstructure  is  due  to  positivie  ion  bombardment 

4- 

(eg.,  Ar  )  of  the  growing  film  which  results  from  high  negative  floating  potentials 
on  the  film.  However,  electrostatic  probe  moasureraentr  of  the  plasma  are  reeded. 

We  nave  previously  shown  that  such  a  mechanism  is  the  primary  cause  of 


% 


(38) 

microstructure  reduction  In  a-Sl:H  sputtered  films'^  ' .  It  is  interestirR  to 
note  that  EC  behavior  does  not  occur  In  fjlms  which  have  negligible  columnar 
structure.  Although  more  tests  are  again  required,  we  can  at  least  suggest  at 
this  point  that  a  direct  link  between  anisotropic  physical  structure  and  hydrogen 
ion  transport  (EC  behavior)  exists  in  which  fast  ionic  diffusion  occurs  down  the 
intercolumnar  void  regions  with  slower  ionic  conduction  into  the  columns.  Other 
evidence  which  support  this  suggestion  are:  annealing  leading  to  loss  of  EC  color¬ 
ation  and  memory;  SIMS  profiles  showing  higher  concentratl on  of  hydrogen  in  the 
colored  films  as  compared  to  virgin,  transparent  films;  and  the  essentially  constant 
level  of  hydrogen  throughout  the  thickness  of  a  Ipm  thick  electrolytloal ly  colored 
films.  Again,  the  a-Sl:H  literature  provides  further  support  in  tlmt  post¬ 
deposition  re-  and  dc-hydrogenation  of  a-Sl  films  has  been  related  to  the  columnar 
void  structures  in  those  amorphous  films.  This  mlcrostructure-property  relation 

.  (19) 

for  EC  WOj  thin  films  has  been  suggested  by  Green  :  however,  he  relates  the 

microstructure  to  crystalline  grain  boundaries  which  are  distinctly  different  than 

.  ,  (36-38) 

the  void  network  structures 

Conclusions  and  Plans  fo r  Future  Work 

Our  results  prove  that  WO^  films  with  good  EC  sensitivity  (sx^Uching 
speed  <1  second)  can  be  made  by  reactive  sputtering.  Depending  on  preparation 
conditions  various  contrast  ratios  are  obtained  in  colored  films.  Annealing 
shows  an  effect  on  memory  of  coloration  which  has  not  been  reported  previously. 
Finally,  a  mechanism  for  fast  ion  transport  in  amorphous  WO^  thin  films  based  on 
their  anisotropic  microstructure  was  suggested. 

Further  experiments  which  are  suggested  from  these  preliminary  though 


important  studies  are: 
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1)  Structural  characterization  of  films  prepared  under  optimum  sputtering 

conditions  in  order  to  see  the  detailed  effects  of  thickness  on  the  physical 
structure  of  (TEM  and  SEM  study). 

2)  Quantitative  results  should  be  obtained  for  compositions  of  films 
(virgin,  colored,  bleached  and  annealed)  by  using  standards  in  SIMS  and  AES 
analysis. 

3)  Along  with  the  structural  and  chemical  characterization,  optical 
properties  should  be  analyzed  quantitatively.  This  will  help  us  to  understand  the 
EC  mechanism  and  its  relation  to  microstructure. 

A)  Dissolution  kinetics  should  be  studied  for  various  films.  Also  related 
electrical  properties  should  be  measured. 
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Fig.  1  SEM  microstructurea  of  a  series  of  films  in  which  the  O2  (ImTorr)  and 
H2  (.005  mTorr)  partial  pressures  during  sputtering  were  constant  and 
the  Ar  partial  pressure  varied;  a)  4mTorr,  b)  9mTorr,  c)  19mTorr,  and 
d)  29mTorr.  The  film  thickness  was  15ym  in  all  cases.  The  marker 


equals  lym. 


APPENDIX  I 


Voids  In  Thin  Films;  A  TEM  and  FIM  Comparison 


INTRODUCTION 


The  correlation  ct  thin  film  properties  with  those  of  corresponding 
bulk  materials  has  always  been  tenuous.  Of  the  studies  that  have  attem[.ted 
to  relate  these  differences  in  properties  to  materials  characterization,  most 
have  concentrated  on  impurity  incorporation  and  the  role  of  crystalline  grain 
boundaries.  The  role  of  voids,  which  are  generally  regions  of  lower  density 
in  thin  films ^  \  however,  has  only  recently  been  considered.  Most  thin 
film  void  studies  have  been  on  amorphous  semiconductors  with  some  work  on  crys¬ 
talline  metallic  films  and  essentially  no  work  on  insulating  films  reported. 
Unfortunately,  most  thin  film  studies  have  not  considered  the  effect  of  void, 
or  low  density,  network  structures  on  resulting  film  properties.  In  most 
Instances,  thin  films  are  erroneously  considered  to  be  homogeneous  and  iso¬ 
tropic,  especially  for  noncrystalline  films. 

Voids  have  been  Invoked  in  the  past  to  rationalize  the  apparent  dis- 

(2  4  8*10i 

crepancies  that  exist  in  density  data  of  amorphous  semiconductors  *  *  ,  to 

understand  the  perpendicular  anisotropy  in  magnetic  alloys,  to  relate  to 

anisotropic  diffuoion^®\  etching post-deposition  oxidation  behavior 
etc.  Although  much  remains  to  be  understood  about  voids,  a  number  of  general 
observations  can  be  made.  Under  deposition  craidltions  of  low  adatom  surface 
mobility  voids  are  usually  correlated  low  density  regions  with  a  correlation 
direction  close  to  that  of  the  average  angle  of  the  ii^inglng  vapor  species 
For  instance.  Isolated,  essentially  isotropic,  voids  occur  primarily  in  metal 
films  with  hiah  surface  mobilities  during  deposition^  "  Such  anisotropic  voids 
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are  neither  very  much  dependent  on  the  crystal  structure  or  degree  of  crystal¬ 
linity  nor  on  the  method  of  preparation.  Therefore,  voids  are  highly  dependent 
on  the  preparation  history  such  as  heating  and  film  bombardment  effects. 

Finally,  anisotropic  voids  generally  form  honeycomb-like  networks  which  sur¬ 
round  columns  'V'lOoX  in  diameter  for  most  materials.  Such  a  column  seems  to  be 
the  basic  void  network  unit,  yet  little  is  known  about  their  origin  or  even 
why  their  characteristic  size  is  always  around  lOoX  ^or  a  wide  diversity  of 
materials.  As  the  film  increases  in  thlcHness  the  void  networks  become  more 
complex  due  to  the  incomplete  coalescence  of  the  '\<10oA  size  columns  which  leads 
to  yet  larger  voids,  in  addition  to  these  smaller  honeycomb-like  voids  and 
associated  larger  columns,  typically  1000-3000X. 

Recently,  we  have  used  the  atomic  resolution  and  single  atom  detection 
capability  of  the  atom  probe  field  ion  microscope  (APFIM)  to  image  sputtered 
thin  films  in  both  the  nucleation  and  growth  stages  plus  to  chemically  analyze 
the  vapor  species  field  evaporated  during  the  depth  profiling  process  Our 

experiments  indicate  clustering  in  a-Ge  films  and  polycrystalline  Au,  Ni  and 
Ft  films.  In  a  detailed  study  of  voids  in  a-Ge  and  a-Ge:H  films  we  have  shown 
that  the  void  networks  are  really  low  density  regions  which  surround  ^100X-300X 
diasttter  nano  columns,  are  aligned  in  the  direction  of  impinging  vapors  and 
originate  at  the  Interface.  The  interface  is  not  distinct  but  graded  over 
'V'lO-SOX,  Indicating  some  type  of  mixing  (probably  bos^bardment-lnduced) .  In 
this  paper,  we  have  co^>ared  both  TEM  and  FIM  techniques  for  the  observation 
of  voids  in  a  wide  range  of  sputtered  thin  films.  Both  the  techniques  provide 
similar  results  in  a  complementary  rather  than  redundant  manner. 


EXPERIMENTAL 


Films  were  deposited  onto  Mo  field  ion  tips  as  well  as  carbon  coated 
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copper  grids  (400  mesh)  using  our  MRC  (Model  8520)  rf-diode  sputtering  system 

-? 

(14) 

described  elsewhere  .  The  diffusion  pumped  system  was  routinely  pumped  to 
2x10*'^  Pa  before  backfilling  with  Ar  sputtering  gas.  The  sputtering  parameters 
were  20mTorr  Ar,  SOW  rf-power,  500-800V  for  target  voltage  depending  upon 
material,  and  SO  to  5S  mm  for  target-to-substrate  distance.  The  deposition 
time  was  controlled  to  obtain  an  estimated  film  thickness  in  the  range  1000- 
3000A  on  FIM  tips  and  1200~1800A  on  TEM  grids.  The  FIM  and  TEM  samples  were 
not  prepared  simultaneously  but  sequentially  under  the  same  operating  condi¬ 
tions. 

After  deposition  the  tips  were  transferred  to  the  APFIM  and  the  grids 

to  the  electron  microscope.  Details  of  the  atom  probe  used  in  this  Investlga- 

(26)  —4 

tion  are  given  elsewhere  .  The  films  were  imaged  in  the  APFIM  using  5x10 

.3 

to  6x10  Pa  H2  or  Ne,  a  pressure  range  typical  for  a  FIM  with  a  channel  plate 
Image  Intensifler.  The  tip  specimens  were  maintained  at  95K  during  Imaging 
and  pulse  evaporation. 

The  coated  grids  were  examined  using  Philips  EM  300  and  JOEL  lOOC 

transmission  microscopes,  operated  at  100  kV.  For  imaging  the  void  networks, 

(27) 

the  defocus  phase  contrast  technique'  '  was  used.  In  the  case  of  the  tungsten 
oxide  films  difficulties  were  experienced  because  of  electrical  charging  of  the 
films  in  the  electron  beam,  resulting  in  their  disruption.  The  problem  was 
overcome  by  bonding  the  carbon  substrates  to  the  copper  grids  with  an  adhesive 
and  evaporating  a  thin  (*vl00A)  carbon  coating  on  top  of  the  sputtered  WO^ 
films. 

RESULTS 

Fig.  1  shows  field  ion  micrographs  of  polycrystalline  films  of  Ni 
and  Au  deposited  on  Mo  tips.  The  Mi  film  is  Imaged  (Fig.  la)  in  '^•10*'^  Pa  H2 


at  12  kV.  As  can  be  seen  from  the  figure  there  is  a  network  of  voids,  or  low 
density  regions,  interconnecting  the  polyerystalline  grains.  The  grains  are 
'x>100~300X  while  the  voids  are  estimated  to  be  'x<20-150A  in  width.  Similar  size 
voids  were  imaged  for  Ft  films  on  Mo  tips.  The  grain  size  as  well  as  the  void 
size  in  the  Au  film  (Fig.  lb)  is  larger  with  the  dominant  large  grains  'vSOO  to 
800X  with  'vIOO-AOOA  size  voids  separating  the  grains.  Further,  the  dark  regions 
indicate  a  network  structure  for  Au. 

TEM  results  for  these  metal  films .show  a  general  trend  of  increasing 
grain  size  and  void  size  with  increasing  film  thickness.  However,  there  is  a 
large  variation  in  void  density  between  Ft,  Nl,  Au,  and  Cu  films,  as  well  as  a 
considerable  range  of  grain  sizes  in  films  of  comparable  thickness  (see  Fig.  2). 
It  is  seen  that  the  void  sizes  range  from  'vloA  (for  Ft)  to  ISOX  (for  Au) .  Note 
that  the  Cu  film,  with  the  largest  grain  size,  is  the  most  dense  of  the  films 
and  the  voids  are  widely  separated.  The  Ft  and  Hi  have  the  best  developed  void 
network  structures.  In  the  copper  and  the  gold  no  such  structures  exists,  but 
isolated  voids  occur  within  grains  and  at  grain  boundaries. 

Voids  in  a-Ge  range  in  size  from  100  to  300A  depending  upon  the  prepara*- 
tion  conditions  as  reported  earlier  in  our  FIM  study^^^\  An  example  of  such  a 
void  in  a-Ge  film  is  shown  in  Fig.  3a  in  which  the  low  density  void  regions  are 
e]q>08ed  by  raising  the  dc  voltage  so  as  to  operate  in  an  essentially  over-focus 
condition.  Fig.  3b  is  a  transmission  electron  micrograpl.  of  a  similar  film 
showing  voids  up  to  'v20-50A  in  size  forming  an  Interconnected  honeycomb  network 
structure. 

Fig.  4a  is  a  transmission  electron  micrograph  of  an  a-Si  film,  which 
shows  that  these  films  have  much  less  structure  than  the  a-Ge  films.  At  exact 
focus  the  a-Sl  films  appear  structureless  even  at  magnifications  of  200,000 
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tines,  in  contrast  to  the  void  networks  in  a-Ge.  Use  of  the  optimum  defocus 

(27) 

method,  utilized  first  by  Nakahara  and  his  colleagues'.  shows  that  any 
voids  present  in  the  a^Si  (Fig.  4a)  and  a-Si:H  (Fig.  4b)  films  studied  must 
be  £30A  in  diameter.  Both  micrographs  were  taken  at  near  optimum  underfocus 
and  show  that  the  voids,  which  are  less  than  30A  in  diameter,  are  aligned  in 
short  strings.  This  observation,  first  thought  to  be  an  artifact  caused  by 
residual  objective  lens  astigmatism,  is  thought  to  be  significant  but  is  npt 
understood.  The  strings  of  voids  impart  to  the  image  a  localized  linear  struc¬ 
ture  and  such  structures  in  some  regions  align  at  approximately  120*. 

In  Fig.  5a-c,  TEM  micrographs  of  approximately  equal  thickness  a-Ge 
fllma  prepared  at  three  different  rf-power  levels  (25,  SO  and  200W)  are  comr 
pared.  Again,  we  sec  a  direct  correlation  with  our  earlier  FIM  studies  in 
that  the  voids  decrease  in  size  with  increasing  rf-power  and,  more  correctly, 
increasing  film  deposition  temperature.  Fig.  Sd  shows  the  TEM  micrograph  of  a 
film  prepared  at  SOW  but  with  film  thickness  2.Sx  that  of  the  film  in  Fig.  Sb. 
The  most  obvious  difference  is  that  voids  appear  larger  for  the  thicker  film. 
However,  close  Inspection  shows  that  smaller  voids  and  associated  columns  (as 
seen  in  Fig.  Sb)  are  still  present  in  tbs  thicker  film  (Fig.  Sd)  in  addition 
to  the  larger  voids  which  tend  to  dominate  the  visual  appearance  of  the  struc¬ 
ture.  nils  sort  of  superstructure  created  by  the  larger  voids  appears  to  result 
from  the  incomplete  coalescence  of  the  smaller  'vlOoX  sise  columns,  as  seen  in 
Fig.  Sb. 

TEM  adcrographs  of  WO^  films  prepared  under  identical  conditions  but 
with  different  thicknesses  are  shown  in  Fig.  6.  Again  it  is  clear  that  as  the 
film  thickness  increases  the  total  void  area  increases,  and  there  is  an  appermt 
increase  in  Island  size  as  defined  by  the  dMdnant  void  network.  The  ielmods 
are  roughly  equlaxed  in  the  thinnest  film  but  become  more  irregular  with 
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Increased  film  thickness  with  nany  re-entrants.  Again,  there  is  evidence  o£ 
much  internal  or  surface  porosity.  Void  widths  vary  from  'uloA  (minimum)  in  the 
thinnest  film  (deposition  time  2  min.)  to  <v<100A  (maximum)  in  the  thickest  one 
(deposition  time  6  min.).  Fig.  6d  is  an  electron  micrograph  of  a  WO^  film 
prepared  in  an  Ar  4-  0^  mixture.  The  film  was  prepared  at  the  same  rf -power 
level  (SOW)  and  total  gas  pressure  (20mTorr)  as  the  films  in  Fig.  6a-c.  The 
film  thickness  la  comparable  to  that  in  Fig.  6b. 

DISCUSSION 

We  have  compared  voids  in  poly crystalline  metallic  films  and  noncrystal¬ 
line  Ge,  Si,  and  WO3  films  using  TEM  and  FIM.  Both  site  and  nature  of  voids  in 
these  films  as  investigated  by  the  two  techniques  appear  similar.  Also,  there 
to  a  large  variation  (yl0%  to  '^SOOA)  in  both  the  grain  and  void  site  In  these 
various  films.  In  metallic-films  the  interconnected  voids  decrease,  isolated 
voids  increase  and  crystallite  else  increases  in  the  order  Hi,  Ft,  Au  and  Cu. 
Since  the  melt^g  points  (T^)  of  this  series  of  fee  metals  also  decrease  in  this 
order,  and  if  the  temperature  during  film  preparation  (T)  is  assumed  the  seme  in 


all  eases,  then  the  ratio  T/T  (^)  Increases,  from  the  structure  cone  model ' 

m 

it  has  been  shown  that  adatom  mobility  Increases  proprotlonally  with  T/T^  and 
that  at  low  ratios  anisotropic,  interconnected  void  structures  are  more  favored. 
Thus,  these  results  are  consistent  with  this  model. 

Comparing  voids  in  Ge  films  prepared  at  different  power  levels,  and 
hence  substrate  temperature  T^,  we  find  a  correlation  bctwe«A  the  present  (TEM) 
end  our  earlier  (FIM  and  SEM)  studies in  that  the  mid  size  decreases  with 
increasing  T,.  This  fits  the  structure  zone  model  in  which  the  increase  in  T^ 
results  in  the  microstructure  going  from  zone  1  to  zone  T  structure  and  again 
this  can  be  understood  based  on  the  increased  surface  mobility  of  the  ad  atom  as 


(25,28) 
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T  Is  increased. 
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Comparing  the  a-Sl  films  with  and  without  hydrogen  we  did  not  observe 
any  noticeable  change  In  the  microstructure.  But  the  a-Sl  films  appeared 
structureless  when  compared  to  a-Ge  film  prepared  under  similar  conditions.  A 
more  detailed  study  Investigating  the  effect  of  hydrogenation  and  the  evolution 
of  growth  as  a  function  of  thickness  Is  in  progress  and  will  be  reported  later. 

From  a  comparison  of  Figures  3<b)  and  (c)  (Ge)and  Figures  6(a)-(c) 

(WOj)  It  Is  clear  that  the  column  and  void  size  in  these  films  Indeed  is  thick¬ 
ness  dependant*  increasing  with  Increasing  thickness.  In  thin  films  (<1000Sl 
thick)  voids  are  clearly  Interconnected  and  surround  ''<100-300&  columns.  As 
thickness  Increses  the  columns  seem  to  evolve  Into  larger  columns  ('v<1000  to 
SOOOX)  surrounded  by  larger,  only  partially  connected  voids.  The  resulting 
larger  void  network  Is  not  nearly  as  uniform  or  as  continuous  as  the  smaller 
void  structure.  In  fact  the  larger  voids  sometimes  are  even  isolated.  These 
larger  columns  appear  to  contain  within  them  the  smaller  columns  and  voids. 

Similar  variations  In  vlods  size  with  film  thickness  has  been  observed  for  the 
polycrystalline  metal  films.  Further,  such  Increase  In  void  size  can  be  brought 
about  with  the  introduction  of  O2  during  sputtering  (Figure  6d).  The  effect 
of  O2  It  appears.  Is  to  alter  and  perhaps  Inhibit  the  adatom  surface  mobility 
of  the  growing  film  leading  to  larger  void  and  columnar  growth. 

It  la  perhaps  for  this  reason  of  different  thickness  that  the  voids  in 

a-Ge  (Figure  1)  as  seen  by  FIM  is  'vtwo  times  larger  than  that  by  TEM.  The 

difference  in  void  size  between  the  two  techniques  can  also  be  attributed  In 

part  to  the  statistical  averaging  Involved  in  data  sampling  in  the  case  of  TEM* 

Further,  the  dlffence  may  also  arise  due  to  the  difference  in  the  geometry  and 

field  effects  in  the  FIM  Investigation.  Moreover,  recently  we  have  observed  from 
(14) 

sidling  techniques  that  to  an  extent,  the  substrate  controls  the  columnar 
growth  size  and  resulting  void  size  and  this  may  be  another  reason  why  there  is 


a  difference  between  the  two  techniques.  Finally  the  voids  In  FIM  appear 
larger  than  In  TEM  due  to  the  fact  that  It  images,  not  only  low  density  but  also 
topographic  relief.  Thus,  grain  boundaries  separating  large  grains  may  appear 
as  voids  but  may  not  truly  be.  This  effect  of  relief  is  particularly  strong  when 
we  compare  films  with  large  grains  as  in  Au  and  Cu  and  it  should  be  emphasized  that 
under  these  conditions  no  quantitative  information  as  to  grain  or  void  size 
should  be  drawn  from  the  FIM  data  alone.  However,  it  must  be  noted  that  FIM 
still  will  yield  results  that  can  be  correlated  with  that  obtained  by  TEM. 
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Figure  Captions 

Fig.  1  Field  Ion  micrograph  of  N1  and  Au  films  rf  sputtered  onto  Mo  tips  at 
SOW  and  20mTorr:  (a)  N1  film  Imaged  In  10”^PaH2  at  12kV  (The 
marker  represents  200X),  (b)  Au  film  Imaged  In  10'’^PaH2  at  ISkV 
0:he  mark  represents  28o£) . 

Fig.  2  Transmission  electron  micrograph  of  polycrystalllne (a)  Pt,  (b)  Nl, 

(c)  Au  and  (d)  Cu  films  of  nearly  equal  thickness  ('V'1200-1400R) 
The  marker  represents  1000^. 

Fig.  3  (a)  FIM  micrograph  of  a-Ge  film  on  Mo  Imaged  In  5  x  10~Sa  Ne  at 

20kV  (best  Image  voltage  'V'lS.SkV).  The  marker  represents  SOOX. 
(b)  TEM  micrograph  of  a-Ge  film  on  carbon  coated  copper  grid 
deposited  under  slmlllar  condition  as  that  In  (a).  The  marker 
represents  500&. 

Fig.  4  TEM  micrographs  of  (a)  a-Si  and  (b)  a-Sl:H  film,  '''1200X  thick.  The 
marker  represents  lOOoX. 

Fig.  S  TQl  micrographs  of  a-Ge  films  prepared  at  (a)  2SW,  (b)  SOW  and  (c) 

200W.  The  gas  pressure  was  20mTorr  Ar.  (d)  Same  conditions  as 
In  (b)  except  film  thickness  Is  two  and  a  half  times  larger. 

The  marker  represents  lOOoX. 

Fig.  6  TEM  micrographs  of  a-WO^  films  deposited  for  (a)  2  minutes,  (b)  4 

sdnutes  and  (c)  6  minutes  under  Identical  conditions  (20mTorr 
Ar,  SOW) .  (d)  Film  of  conqiarable  thickness  and  as  In  (b)  and 
deposited  under  conditions  with  O2  added  (L2mTorr  Ar  -f  dmTorr  O2 
SOW).  The  marker  represents  1000^. 


